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PREFACE. 



The pKN»88 of nmking Printing Ink has never 
yet been treated of fully by any practical man, 
either pfxnter or manufutureri so that this work 
will eome before the Poblic on a subject as new 
as it is important. 

This assertion may perhaps appear to require 
some modification, as the following pages will 
preset to the Header many receipts for making 
Printing Ink by preceding authors : but when 
it is known that this subject is only treated of 
mcidentatty by some, and that others of them 
were not professionally printers, and therefore 
could scarcely be expected to know what was 
the ddddenitum, much less to attain it, we shall 
have little cause to wonder that all have failed. 



E 
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long experience in the art of printing in all its 
branches enables and obliges me to say, that 
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Ink made from any one of these receipts could 
not be used in any printing office in tiie Me- 
tropolis. 

Moxon, who wrote the first practical work on 
printing, gives a detailed method of preparing 
Printing Ink after the Dutch manner, which he 
highly praises ; yet this ink would be deemed 
worthless at present, and although as good as 
the succeeding ones, he is never quoted on this 
subject, yet, when types are treated of, his name 
appears in every subsequent work on Piiht* 
ing. I believe few printers know his book, the 
title of which is, Mechanick Exercises : or,, 
the Doctrine of Handy-works. Applitd to the 
Art of Printing. By Joseph Moxon, Member 
of the Royal Society, and Hydrographer to the 
King's Most Excellent Majesty," 2 vols. 4to. 
1677* and which has served as the foundaticm 
of subsequent works on Printing, 

M. le Breton, Printer to the King of France^ 
is the next author on this subject. He wrote 
the article on Printing in the French Encyclo* 
p^ie^ of which the method of making Printing 
Ink forms a part. He is continually quoted by 
succeeding writers, yet his Ink would not rank 
higher than Moxon's in a printing office. 

J. B. Papillon, a celebrated French engraver 
on wood, published a Treatise on that subject, in 
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which he gave a detailed account of the pro- 
cess of making Printing Ink, which would 
not be in greater estimation than Moxon^s and 
Breton's. 

Lewis, in his Philosophical Commerce, of 

Arts, relates the results of many experiments 
on boiling cnl, which are of little practical use, 
and gives the px)cess of making Ink from 
Breton. 

Nicholson, in his Dictionary of Chemistry, 
gives some passages which purport nothing, 
and then proceeds to a loose description of the 
process fifom Lewis. 

The Messrs. Aikin, in their Dictionary of 
Chemistry, give a short vague article on the 
subject, quoting Lewis as their authority. 

Rees's Cyclopssdia contains an article on the 
subject, also from Lewis. 

The Printer's Manual, a French work, pub- 
lish^ in I8I7» gives an account of the process, 
founded on Breton's formula. 
' The Encyclopaedia Britannica is the only work 
to my knowledge which has broken through the 
trammels of obsolete authorities, and given a re- 
ceipt by which a Printing Ink might be made 
that could be used ; but the editor candidly ac- 
knowledges that the article produced would be 
of an inferior qudity . — It is, however, the only 
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real appronmation to the knowledge of making 

an Ink that could be worked with ; and yet it 
is d^cient in specifying the qualities of the 
different materids, and also of then: due pro- 
portions, so that it would not produce a dean 
WotUng Inky nor an Ink of a good colour. 
. The information given in tlie following pages 
not theoretical, but deduced from my own 
practice ; and there is not an article mentioned 
in the whole Treatise but what I have repeat- 
edly employed, nor a receipt given but wb<it 
has undergone the strictest ordeal — that of be- 
ing used in the regular way of business. The 
fine black Iftk has beeif pjponouneed by'soole'of 
our first fnnter3 unrivalled ; and the Ink for 
general purposes . has bem allowed by the most 
competent judges to be fully equal to the high 
priced Inks of the principal manufacturers. 
. I have used ih6m myself, and also superin- 
tended their use by others to the extent of 
thousands of impressions printed consecutively^ 
withoijit having found occasion to wash or clean 
tiie form or engraving, and this in producing 
fine work. I am, through this experienee, 
enabled to assert, that I do not think it pos- 
sible that Inks conld be produced that would 
work cleaner or more freely, produce finer im- 
-prea&xm, and retain their freshness of colour 
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without , imparting stain to the paper, than the 
Inks, both black and coloured, the receipts of 
which I have published in this work. 

The Society for the Encouragement of Arts 
showed their sense of my success in this purauit 
by awarding to me their large medal, and a sum 
of money, for my imitation of drawings printed 
from engravings on wood with Inks cf my own 
preparing ; and by an invitation to furnish them 
widi a Paper on tlie Preparation of Printing Ink. 

Knowledge of such a subject as this on which 
I am treating, must, to possess any value, be 
practical, not theoretical : without being so, there 
would not exist a possibility of accurately know- 
ing the imperfections existing in the Inks^ of 
estimating the errors and deficiencies, and, least 
of all, of providing a remedy. Thirty-six years 
practice in the metropolis, with some previous 
ones in the country, spent in executing the most 
common as well as the most splendid works, 
may perhaps entitle me to feel competency to 
my undertaking, and encourage the belief of it 
in others. 

To printers generally I feel that this work will 
be of great service, judging from the absolute 
want of information on the subject, a want that 
I have experienced in a very high degree during 
my practice. It will enable every printer to pre- 
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ptoe a good Ink himself^ and to have it always 

of an uniforni quality ; — it will enable him to 
prepare the finest Ink without any risk or dan^ 
ger; — -it will enable hint to prepare coloured 
Ink of any hue at half an hour's notice, that 
will work as dean as black Ink, when, any 
fancy work is required; — it will enable him to 
print bankers cheques, &c. with a changeable 
Ink, to prevent fraudulent alterations: — it ia 
in fact opening a door to the extension of the 
powers of the printing press which has hitherto 
been closed and sealed. 

The price charged for this small volume might 

be thought high, if its value were to be esti- 
mated by its size; but when it is considered 
that in it is condensed the information which 
it has cost me years of application and much 
money to acquure, that I have made hundreds 
of experiments, the result of which I am now 
laying before the Public, I consider that I pro- 
pose to myself a low remuneration. I have 
known twenty guineas given for one of those 
receipts that I have in this work proved to be 
worthless : and when the late Earl Staniiope 
was prosecuting his pkns for improving other 
departments of the art, he gave one hundred 
pounds for another receipt. These considera- 
tions satisfy me, and I feel assured will satisfy 
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the purchaser, that my desire has been rather to 
benefit bim than to enrich myself. 

I have confined myself to a statement of facts, 
which I have endeavoured to express in a dear 
juid explicit manner^ so that there should be no 
ambiguity in the meaning; and in a practical 
book I feel that this is preferable to long decla- 
matory reasoning, which in general is unsatis* 
factory, and answers no purpose but tliat of un- 
necessarily swelling out the size of the book. 

After haying extended and shown the powers 
of the printing press as applied to the imitation 
of drawings, so as to deceive some of the best 
judges, both amateurs, artists, and printers, in 
my Work on Decorative Printing;" — having 
now Imd before the Public the whole that has 
been published on the Preparation of Printing 
Inky with the result of my own experiments 
for many years in an unreserved manner ; — it 
is my intention, if the Almighty should be 
pleased to prolong my life and health, to com- 
plete a general practical work on Printing, as 
carried on in the principal Offices in London at 
the present time, which I have had many years 
in hdnd, to' be comprised in one volume octavo: 
this work will not be a compilation from old 
authors, whose descriptions are now become ob- 
solete, but will be original, derived from my 
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own long practioe in the art in all ite farandieSy 

and assisted by some of the best Printers in the 
Metropolis and will include a great mass of in* 
formation, that will be found of material service 
to the Apprentice, the Compositor, the Keader^ 
the Pressman, the Warehouseman, the Ovei^ 
seer, the Master Printer, the Bookseller, and 
the Grentleman who may be connected with 
literary puisuits. When I have completed 
this Work I feel that I may stop on this sub- 
ject, as I shall then have laid before the Public 
more genuine information on the practical part 
oi Printing than any preceding writer. 
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CHAPTER L 

INTRODUCTOKY OBSERVATIONS ON PRINTING INK. 

Pbintimg Ine of a rich and durable tone, and 
of a superior quality, is so essential to the ap- 
pearance of an degant book, that it is impos- 
sible for any Printer to produce a splendid work, 
BYeti with all the skill and improved knowledge 
of the present times, except he be provided with 
such an article. 

The want of this superior article has been 
severely felt by numerous Printers who aspired 
to rank with the few who had obtained pre- 
eminence in this art; but they invariabty failed 
in thelx endeavours, although in their profes* 
sion possessed of skill, the best materials, and an 
anxious desire to rival the beautiful productions 
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which issued from the presses of Bensley and of 

Bulmer, of Davison, Whittingham, &c. 

The real grievance waSj that there was not 
any good Printing Ink to be purchased ; and 
alter procuring the best that could be obtained^ 
and bestowmg the utmost care and skill upon 
their work, and making it look of a very supe- 
rior character when first printed, they had the 
mortification to find, after a few months had 
elapsed, that the Ink turned brown, the edges 
of the letters and the back of the page were 
stained yellow, owing to the oil in the Ink hav- 
ing separated from the colouring matter, and that 
it thus disfigured the paper, and destroyed the 
beauty of their work and of the book; while 
the productions of those few who had raised 
themselves to eminence in the art remained un- 
<;hanged, preserving all their pristine beauty. 

The prindpal cause of this eminence was the 
superior quality of the Ink they used, wliich 
they prepared themselves, and kept the method 
of so doing a profound secret, which they 
guarded with the utmost care and strictness, 
and thus preserved the monopoly of fine print- 
ing in their own hands. 

At the time that I am speaking of, the pro^ 
duction of Macklin's Tjiblc, Bowyer's History 
of £ngland, and Boy dell 's Shakspeare — which 
were exertions to rival and excel the famed 
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Didot at Paris — so greatly surpassed any thing 
that had previously proceeded from tiie English 
pres8» as to have induced a great spirit of einu« 
lation to improve printing generally in Eng- 
land, which then consisted of two kinds only 
— the commonest and the finest that could 
be produced. Other causes also combined to 
stiengthen this spirit; namely, the increased 
diffusion of knowledge by the institution of 
Sunday Schools, and the introduction of Bell's 
and of Lancaster's systems of education, which 
increased the number of readers, increased the 
demand for books, increased the number of 
^nters to meet that demand, and conse- 
quently increased that emulation to enable 
them to enter into competition with those who 
had obtained a great name in the art. Ano- 
ther cause also operated to produce an improve- 
ment in printing — the Act of the thirty-ninth 
of George the Third, Cliapter seventy -nine, for 
the Suppresnon of Seditious Societies, obliged 
every printer to affix his name and address to 
what he printed ; thus those who exerted them* 
selves to produce neat work came conspicuously 
before the public, while it stimulated tiic slo- 
venly and careless to exert themselves in order 
to preserve their business^ and equal their active 
cpmpetitors» 
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But» 88 I have previoudy observed, the want 

of good Printing Ink was a serious drawback on 
these exertions towards a general improvement 
of the art of printing; f<»r although the few 
Ink makers by profession endeavoured to im- 
prove the article* yet either from a want of 
knowledge of the qualities that were required, 
or of the properties of the ingredients or the 
process of oompounding them, or of all these 
qualifications together, it is an undoubted fact 
that their improvements did not equal not 
even keep pace with the skill of the printer in 
his manipulations. 1 have been continually for 
many years in the habit of looking at printing 
at the press side, wliieh has appeared of a supe- 
rior quality; but when I have examined the 
same sheets after a lapse of one or two years, 
the beauty of the printing had disappeared; 
the Ink had acquired a brown colour, and the 
paper, to the size of the printed page, by rea- 
son of the oil being imperfectly prepared, was 
stained of a dirty yellowish brown colour, and 
thus all the skiU, expence, and care, bestowed 
on the workmanship were rendered of no avaik 
Yet it would be unfair to the manufacturers 
of Printing Ink to assert that no improvement 
in the article has taken place; for as their num- 
ber increased, it caused competition and excited 
a spirit of emulation among them, that has cer* 
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tainly been the means of improving the Ink of 

commerce; but still, as I liave just observed, it 
has not kept pace with the general improvement 
in the art of printing. 

Even the limited knowledge that is possessed 
by the very few manufacturers of this article of 
the properties required in its composition^ is 
carefully guarded as a profound secret ; so that 
the printer who may be dcfsirous of having Ink 
of a very superior quality is not able to form it 
de novo, for want of information on the sub- 
ject, but is obliged to* take the Ink of com- 
merce as a foundation to work upon, and im- 
prove that which he thus tacitly acknowledges 
is of an inferior quality, and to attempt to 
change that which is bad inherently to excel- 
lence the thing is impracticable. 

It is my intention, in the following pages, to 
endeavour to supply this desideratum in the art 
of printing, for, except in my work on Deco- 
rative Printing, there are no directions pub- 
lished by which Ink can be made which the 
workmen of the present day could use, on ac- 
count of the despatch that is required. The 
Ink made by any of these directions would in- 
variably clog up the type in a few impressions, 
and the form would have to be brushed over 
with lie repeatedly, and washed and dried, 

B 
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to the great delay of business and loss to the 

workmen, independently of the very inferior 
article that would be produced in the quality 
of the printing, and with machines it would 
be impossible to use it: the receipt which I 
published was for a very superior and expen- 
sive Ink, that would not be suitable for the 
general run of business. 

I shall insert all the receipts that have been 
published in respectable works, and which have 
been repeatedly quoted and praised, with some 
observations on each of them, to show in what 
they fail; — this I am induced to do that the 
reader may have before him all that has been 
written on the subject by men of abilities, — and 
then add the result of my own labours^ which 
is derived from long-continued numerous ex- 
periments and practical experience. 

Nicholson, a man of sdence, and of great re- 
search in the processes of arts and manufac- 
tures, in his " Dictionary of Chemistry,** when 
treating on this subject says, " the particulars 
of the process by which Ink of the best quality 
is made are kept secret by the few manufac- 
turers of this article. It is probable, that the 
demand is not sufficient to afford inducements 
for men of research to make many experiments 
on this subject, and it is not unlikely that 
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much may depend on minute circumstances in 
the management" 

To me it appccirs tliat all the directions which 
have been published bad one origin, and that 
they have been given with some slight varia- 
tions uninterruptedly from the latter part of 
the sevCTteenth century ; for the first that I 
can trace were given by Moxon, in his " M e- 
chanick Exercises/* in 1677» as the method 
practised by the Dutch in making Ink, which 
he praises highly as being much superior to the 
English method; but whoever looks at the 
productions of the press at that periodj when 
the art was at its lowest state, and compares 
them with those of the present day, will imme- 
diately perceive that the ink then used would 
not answer now, ev^ for its appearance, with- 
out taking into consideration the foulness oi its 
working. 

From the superior description of Works en- 
trusted to me to print, I was obliged, in order 
to equal the productions of our best printers, 
to turn my attention seriously to this subject 
in the year 1808; and I then found, from 
repeated disappointments, that it required a 
printer, who knew from practical experience 
what properties were required in Ink, to make 
a real inipruvement on the article of commerce ; 
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and when T was engaged on my work on De- 
corative Printing, I was still further obliged 
to pursue my object by dint of experiments in 
coloured Inks, for there existed no precedents 
to guide me; and I feel a high gratification 
in perceiving the great improvement that has 
taken place in ornamental printing since the 
publication of that book. 

The information which I am now throwing 
open to the Public is the result of twenty-three 
years of application devoted to this peculiar 
subject. I have pursued my object with ardour, 
because I saw in it capabilities which I believed 
I saw alone. Wonderful and extensive as is the 
power of the printing press in diffusing know- 
ledge over the globe, I saw and felt that it had 
yet a capability untried and unacknowledged 
of produdng works that might deservedly raise 
its claims to rank among the Fine Arts. I have 
had the satisfaction of realizing my expecta- 
tions: I have shown in my work on Decorative 
Printing how successfully drawings may be 
imitated by means of the common printing 
press, to the surprise of all who could estimate 
the difiiculties attendant on such an undertake 
ing, towards which no precedent information 
existed, and wlierein every advance was made 
by (^nt of experiment 
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ON THE PREPARATION OP PRINTING INK BY DIFFER- 
ENT AUTHORS ALREADY PUBLISHED, W ITH OBSER- 
VATIONS ON THE PROPERTIES OF EACH. 

In most of the works that have been pub- 
lished on printing, in EncyclopaBdias, and in 
other works connected with science, there have 
been given receipts for making Printing Ink» 
which have been extolled as being valtiable, and 
as giving information to the printer that would 
be highly serviceable. 

It is evident to me, that these recommenda- 
tions would mislead every one who placed con- 
fidence in them and trusted to the directions 
given, and also cause disappointment, as a 
Printing Ink made from any one of those 
receipts could not be used in the general way 
of business at the present day ; that in the 
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Encyclop£edia Bntannica, perhaps, might be 
excepted, but it would €sslj do for the com- 
monest work: being inferior in qualit}', and 
the proportions of the ingiedieots iiicorrect» it 
would work foul; it is however the only one 
that has been published to my knowledge from 
which an Ink might be made that could be 
used. 

As these receipts are scattered in books, some 
of which are scarce and others expenrive^ they 
are of consequence not of easy or of general re- 
ference; I have therefore collected them» and 
given them in this Treatise in the authors' own 
words, tliat the reader may have before him the 
whole that has been published in respectable 
works on this subject. Those of Fertel, of 
M. Breton, Printer to the King of France, of 
Papillon^ and the one in the Printer^s Manuel, a 
French work, I have had translated, as they have 
not previously been published in English. 

Any observations that I may think it neces* 
sary to make — on the materials specified in 
these receipts — on the method of making the 
varnish — and on tlie preparation of the Ink, 
with its probable qualities — I shall annex to 
each receipt 



Digitized by 



2S 



The Dutch Method making Printing Ink^ 
as gwen by Moxon in his Mechanick Exer- 
cises. Edit 1683. 

« f 23» Of Inck. 

The providing of good Inck, or rather good Far- 
nish for Inck, is none of the least incumbent cares upon 
our Master-Friniert though Custom has almost made it 
so here in England; for the process of making Inck 
being as well laborious to the Body, as noysom and un- 
grateful to the Sence, and by several odd accidents dan- 
gerous of Firing the Place it is made in> Our EngHsh 
Master Printers do generally discharge themselves of 
that trouble ; and instead of having ^ood Inck^ content 
themselves that they pay an Inck-maker for good Incky 
which may yet be better or worse according to the Con- 
Moeaice of the IntilMnaker, 

That our Ndghbours the Hollanders who exhibit 
Patterns of good Printing to all the World, are careful 
and industrious in all the circumstances of good Print- 
ings is very notorious to all Book-men ; yet should they 
content themselves with such Inch as we do, their 
Work would appear notwithstanding the other circum- 
stances they observe, far less graceful than it does, as 
well as ours would appear more beautiful if we used 
such Inek as they do : for there is many Reasons, coy^ 
sidering how the Inck is made with us and with them» 
why their Inck must needs be better than ours. As 
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Firsts They make theirs all of good old Linseed-Qifl 
alone, and perhaps a little Roiin in it sometimes, when 
as our Inck-maker$ to save charges mingle many times 

Trane^Oyl among theirs, and a great deal of Rosin; 
which Trane-Oyl by its grossness, Furs and Choaks up 
a Ponvt, and by its fatness hinders the Inch from dry* 
ing ; so that when the Work comes to the Binden, it 
Sets off: and besides is dull, smcar^)^ aiul unpleasant to 
the Eye. And the Rosin if too great a quantity be put 
in, and the Form be not very Lean Beaten, makes the 
Inck turn yellow : And the same does New lAmeed^ 
Oyl. 

** Secondlj/, They seldom Boi/l or Burn it to that 
consistence the Hollanders do, because they not only 
save labour and Fewel, but have a greater weight of Inck 
out of the same quantity of O^/ when less Burnt away 
than when more burnt away ; which want of Burning 
makes the Inck also, though made of good old Linseed 
Chflf Fat and Smeary, and hinders its Drying ; so that 
when it comes to the Binders it also Sets off, 

** Thirdly, They do not use that way of clearing 
their Inck the Hollanders do, or indeed any other way 
than meer Burning it, whereby the Inck remains more 
Oyly and Greasie than if it were well clarified. 

** Fourthly^ They to save the Press^man the labour 
of Ruhbitig the Blacking into Varnish on the Inck- 
Block, Boifl the Blacking in the Varnish, or at least 
put the Blacking in whilst the Varnish is yet Boyling" 
hat, which so Bums and Rubifies the Blacking, that it 
loses much of its brisk and vivid black complexion. 

Fif thly, Becaube Blacking is dear, and adds little to 
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the weight of Inck^ they stint themselves to a quantity 
which they exceed not; .bo that sometimes the Inek 
proves so unsufferable Palef that the Press-^nau is foicM 
to Rub in more Blacking upon the Block ; yet this he 

is often so luth to do, that he will rather hazard the 
content the Colour shall give, than take the pains to 
amend it: satisfying himself that he can lay the blame 
upon the Inch-maker* 

*' Having thus hinted at the difference between the 
Dutch and MugUsk luck, I shall now give you the lie- 
ceipt and manner of making the Dutch Varnish. 

" They provide a Kettle or a Caldron^ but a Caldron 
is more projKr. 1 his Vessel should hold twice so much 
Oifl as tbey intend to iioy/y that the Scum may be some 
coDsiderable time a Rising from the top of the Ojfl to 
the top of the Vessel to prevent danger. This Caldron 
hath a Copper Cover to fit the mouth of it, and this 
Cover hath an Handle at the top of it to take it oti and 
put it on by* This Caldron is set upon a good strong 
Iron Trevet, and liird half full of old Linseed Oyly the 
older the better, and hath a good Fire made under it of 
solid matter, either Sea Coal, Charcoal or pretty big 
Clumps of Wood that will burn well without much 
Flame; for should the Flame rise too high, and the 
Oyl be very hot at the taking off the Cover of the C(d- 
dron, the fume of the Ot/i might be apt to take Fire at 
the Flame, and endanger the loss of the Oi/l and i'lring 
the House : Thus they let Oyl heat in the Caldnm 
till they think it is Boyling hot ; which to know, they 
peel thu outer Films of an Oynion off it, and prick they 
Oynion fast upon the end of a small long Stick, and 
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so put it into the heating Oyl: If it be Boyling-hot, or 
almost £ioyliDg.hot» the Oynhn will put the Oy/ into a 
Fermentation, so that a Scam will gather on the top of 

the OyU and rise bj degrees, and that more or less ac- 
cording as it is more or less Hot ; But if it be so very 
Hot that the Scum rises apace, they quickly take the 
Oynum out, and by degrees the Scum wiU fall. But if 
the Oyl be Hut enough, and they intend to put any 
Rosin in, the quantity is to every Gallon of OyL half a 
Pound) or rarely a whole Pound. The itottn th^ beat 
small in a Mortar^ and with an Iron Ladle, or else by 
an Handfull at a time strew it in gently into the Oyl 
lest it make the Scum rise too fast ; but every Ladle* 
full or Handful! they put in so leasurely after one ano- 
ther, that the first must be wholly dissolved before they 
put any more in ; for else the Scum will Rise too fast, as 
aforesaid : So that you may perceive a great care is to 
keep the Scum down : For if it Boyl over into the Fire 
never so little, the whole Body of Oyl will take Fire im- 
mediately. 

" If the Oyl be Hot enough to J3wr«, they Bum it, 
and that so often till it be Hard enough, which some- 
times is six, seven, eight times, or more. 

** To Burn it they take a long small Stick, or double 
up half a Sheet of Paper, and light one end to set Fire 
to the Oyl; It will presenUy Take if the Oyl be Hot 
enough, if imt, they Boyl it longer, till it be. 

To try if it be Hard enough, they put the end of a 
Stick into the Oyl, which will lick up about three or 
four drops, which they put upon an Oyster shell, or 
some such thing, and set it by to cool, and when it is 
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cold thej toudi it with their Fm or Middle^Finger 
and Thmiiby and try its oonsistcnec by sticking together 

of their Finger and Thumb ; for if it diaw stiff like 
strong Turpentine it is Hard enough, if not, they Boyl 
it longer, or Bum it again till it be so consolidated* 

When it is well Boy led they throw in an Ounce of 
Letharge of Silver to every four Gallons of Oyl to Cla- 
rifie it, and Boyl it gently once again, and then take it 
the i^'ire to stand and cool, and when it is cool 
enough to put their Hand in, they Strain it through a 
Linnen Gloath, and with their Hands wring all the Var* 
nish out into a Leaded Stone Pot or Pan, and keeping 
it covered, set it by for their use ; The longer it stands 
by the better, because it is less subject to turn Yellow 
on the Paper that is Printed with it. 

This is the Dutch way of making Varmsh^ and the 
way the English Inch-makers ought to use. 

Note^ First, That the Varnish may be made with* 
out Burning the Oyl^ viz. only with well and long BoyU 
ing it ; for Burning is but a violent way of Boyling, to 
consolidate it the sooner. 

** iSecofidlif^ That an Apple or a Crust of Bread, S^c. 
stuck upon the end of a Stick instead of an Oi^nioH will 
also make the Scum of the Oyl rise: For it is only 
the Air contained in the Pores of the Apple, Crust or 
Oynion, &c. pressed or forced out by the violent heat 
of the Oyl, that raiws the many Bubbles on the top of 
the Oyl: And the connection of those Bubbles are vul- 
garly called Scum, 

** Thirdly, The EngHsh Jnck-mukers that often make 
luck, and that in great quantities, because one Man 
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may serve all England^ instead of setting a Caldron on 
a Trevet^ build a Furnace under a great Caidrany and 
Trim it about so with Brick, that it boils far sooner and 
more securely than on a Trevet: because if the Ot/l 
should chance to Boyl over, yet can it not run into 
the Fire, being Fenced round about with Brick as 
aforesaid, and the Stohng-hok lying far under the 
Caldron. 

** Fourthli/^ When for want of a Caldron the Master- 
Printer makes VanUsh in a Kettle^ He provides a great 
piece of thick CanvaUf big enough when three or four 
double to cover the Kettk, and also to hang half rouiid 
the sides of the Kettle: This Canvass (to make it more 
soluble) is wet in Water, and the Water well wrung 
out again, -so that the Canvass remains only moist : Its 
use is to throw flat over the Mouth of the Kettle when 
the Oi/l is Burningy to keep the siiioak in, that it may 
stifle the l^lame when they see cause to put it out. But 
the Water as was said before, must be very well wrudg 
out of the Canvass^ for should but a drop or two fall 
from the sides of it into the Oj/l when it is Burning, 
it will so enrage the Oy4 and raise the Scum, that 
it might endanger the working over the top of the 
Kettle."^ 
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Practiad Observations m the Preparation qf 
Printing Ink as given by Moxon in the Me-' 
chanick Exercises. 

MoxoD observes that too great a quantity of 
rosin makes the Ink turn yellow. My opinion 

is decidedly contrary to this statement : I should 
say, that too great a quantity of rosin would 
make the Ink too strong to be worked with, 
but that in proper proportion i^ combination 
with the oil it forms a varnish, by thickening 
the oil, and prevents its spreading in the paper 
and thus turning yellow; this combination 
possesses a viscidity which confines the oil to 
the Ink, and prevents its extending beyond 
the surface of the impression, and thus pre- 
serving the beauty of the printing, a quality 
which could not be obtained without the rosin, 
except with a great sacrifice of time in the 
preparation of the oil, and also a great dimi- 
nution of the quantity, even if it could then 
be obtained. 

The direction is good respecting the burning 
of the oil ; it is preferable to set fire to it as soon 
as it will light, and occasionally to extinguish it 
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for the purpose of trying its consistence; by 
thus repeatedly setting fire to the oil and extin- 
guishing it, it can be prepared to any degree 
of strength^ is more manageable^ and is less 
liable to accidents. 

I have strong doubts as to putting litharge 
of silver into the oil ; whatever the preparation 
was that was used under that name> it must 
have been expensive; — if it was to act as a 
drier, that quality might have been much bet- 
ter obtained by boiling and burning the oil to 
a greater degree, and by the use of rosin. 

Moxon says That the Varnish may be made 
without Burning the Oyl^ viz. only with well 
and long Boyling it &:c. — I have boiled lin- 
seed oil for five hours, till it was considerably 
thidcened, and drew out in strings; the Ink 
that was made with it worked very well and 
dean, but after a few days the oil sank through 
the paper and stained the back of it, so as to 
disfigure it a great deal» and thus rendered the 
Ink unfit for book work. 

The result of my experiments proved to me, 
that boiling alone, however long continued, is 
not sufficient; and that unless the oil be set 
fire to and burnt it cannot be brought to a pro^ 
per state for making good Printing Ink. 

Moxon mentions that an onion or a crust of 
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bread is used to ascertain if the oil be near the 
boiling point of heat: it will be observed in 
the more modern receipts that the onion is 
stated to be used for a different purpose — ^to 

absorb the grease from the oil. 

I have always found that a tin cover made to 
fit the top of the boiler closely, was sufficient 
to extinguish the flame almost instantaneouslyj 
without the addition of a wet doth, which is a 
dangerous article to use with boiling oil. 

I am decidedly of opinion, that an Ink made 
according to the directions given in this receipt, 
which Moxon praises so highly in his work, 
could not be used in the present state of the 
printing business: — it would accumulate and 
dry upon the face of the balls or rollers, and 
make them so hard as to render them unfit for 
use; it would also accumulate on the face of 
the type so as to clog it up, and cause it to re- 
quire washing frequently, to the great delay of 
business and loss of time to the pressmen, be- 
sides the waste of paper, as some slieets would 
unavoidably be spoiled after each wasiiing be- 
fore they could again get into a regular train 
of working ; and when this was done the same 
process must be renewed, so that they would 
never be able to produce good and uniform 
work without an immense sacrifice of time. 
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Colouring matter, which is an important 
article in Printing Ink, is not mentioned in 
this receipt, either as to the material, the qua- 
lity, or the quantity. Moxon, indeed, in his 
preliminary observations, seems to hint that 
the pressmen rubbed the blacking into the 
varnish on the ink-block, and censures the 
English Ink-makers for the small quantity of 
black they put into their Ink, and seems to 
imply that it was an innovation to have the 
Ink prepared ready for use. At present press- 
men would not be allowed, on any pretext 
wljatever to alter the Ink for any continued 
work, by adding either varnish or colouring 
matter. 

Moxon says that the Hollanders exhibited 
patterns of good printing to all the world ; but 
he was then speaking of them more particu- 
larly in comparison with the English ; and who* 
ever will take the trouble of looking at the 
productions of the English press about the 
middle of the seventeenth century must allow 
that the workmanship had greatly degenerated, 
and that it was then at its lowest state, and the 
productions of the Dutch press were much 
superior ; but if the productions of the Dutch 
press of that time are compared with works 
printed in England within the last forty years. 
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it will appear that the Ink is decidedly inferior 
in a very great degree. — Taking into account 

colour, consistency, and ibulness in woikiiig, 
this boasted Ink would now be deemed worth* 
less. 

It will be observed that Moxon in this re- 
ceipt states that the Dutch let Oyl heat in 
the Caldron till they think it is Boyling hot ; 
which to knowy they peel the outer Fiiiu of an 
Oi^ian off it, and prick they Oynion fast upon 
the end of a small long Stick, and so put it 
into the heating Chfl: If it be Boyling-hot^ or 
almost Boyling-hot, the Oynion will put the 
Oyl into a Fermentation, so that a Scum will 
gather on the top of the Oyl^ and rise by de- 
grees, and that more <^ less according as it is 

more or less hot" Fertel, the next in order, di- 
rects a crust of bread to be put into the hot oil» 

for the purpose of taking away the grease from 
it ; and Breton's receipt gives quite a different 
reason for using tiie onion from Moxon ; he 
says, the instant that your oil becomes warm 
throw into the oil a pound weight of dry crusts 
of bread and a dozen onions, these things absorb 
the grease of the oil.*' Lewis, however, who 
founded his experiments on Breton's formula, 
expressed a doubt of the utility of these articles ; 
yet subsequent writers have directed them to be 

c 
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used to absorb the grease. I have no hesitation 
in asserting, from my own practtce, that they 
are useless in both points of view. A little ex- 
perience will enable a person to judge when oil 
is near boiling, from the different appearances 
that the surface assumes^ when it is near the 
boiling point ; and his caution will induce him 
timely and repeatedly to try if it will take fire, 
which is the best and safest criterion: as for 
Fertel and Breton's object for introducing 
"onions and crusts of bread to absorb the grease 
in the oil, if I am correct in my view of the 
subject, they cannot be of any possible utility, 
for I deny the presence of grease in an ex- 
pressed vegetable oil ; and even if, by any acci- 
dent or by design, greay were present, I have 
yet to learn that the affinity of the crust and 
onions for the grease would be greater than 
for the oil, so as to combine with the one in 
preference to tlie other ; and all the effect that 
I can conceive could be produced, would be 
that the crusts of bread and the onions would 
absorb a portion of the oil, which would tlius 
be wasted. 

I have made considerable quantities of Print- 
ing Ink at different times, and of various qua- 
lities; I never introduced either onions or 
crusts of bread into the oil, nor did I ever 
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discover any evU effects from this dreaded 

grease : I have by me printing tliat was exe- 
cuted with Ink of my making many years ago, 
which has undergone no change in its appear- 
ance, no spreading at the edges of the types, no 
staining the paper at the back of the page, 
which would undoubtedly have taken place if 
grease had been present in the oil. 

I find no information as to the manner in 
which Moxon obtained the Dutch process of 
making Printing Ink, but the most natural 
surmise is, that he obtained it tlirougli the 
medium of private connexion ; considering that 
the jealous secrecy which has always been ob- 
served by the few who possessed knowledge on 
the subject prevented tbem from laying open 
the result of their own practice to the world. 
I am the more confirmed in this opinion as I 
know of no books on the subject antecedent to 
his own, and he has become tiie standard of all 
succeeding writers. 
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Fertel*s Method of preparing Printing Ink and 
Lamp Black. Translated from his Work on 
Printing. 1723. 

Of the Manner of making Vamisk for the Campoeition 

of Printing Ink. 

Printing Ink is composed of two things ; namely^ of 
varnish and of lamp black. To make this varnish we 
must take an iron or a brass pot ; there are some made 
expressly for the puqxMe, large at the bottom, and 
narrow at the top, with handles on each nde, to pass ' 
a stick through, to carry it from one place to another. 
The cover of this pot ought to be well adjusted, in 
order to stifle the Are which may be caught by the oil 
within. 

We ought to fill the pot a little more than half full of 
oil, for if we put more in than this there is a danger of its 
overflowing into the fire^ because the oil always increases 
in measure as it becomes warm. We ought to pay par- 
ticular attention to this point, for fear of some misfor- 
tune happening, as we shall speak of after. 

There are but two sorts of oil which are proper for 
making varnish ; namely, linseed oO and nut oil ; all the 
others are nothing worth, being too greasy, which makes 
the impression macule, when it receives the pressure, and 
turn yellow as it grows old: however I have sometimes 
used rape or hemp oil, but it has been in the printing of 
almanacks and other such works, in which we were not 
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anxious ta make the impression fine, as they were pub- 
lished at a low price ; aod we have not printed many of 

these sorts of works. 

Having thus filled the pot with the quantity of oil 
which we have said, we make a clear fire under it» the 
same as for soup, until the oil becomes warm and in- 
flammable ; that ia tu buy, about two liours or there- 
abouts. 

In the commencement we throw in a crust of breads in 
Older to purify the oil from the grease, which we ought 
to take away after it is converted into charoool, and as soon 

as it is withdrawn we ought to suffer the fire to decrease, 
whether it be of wood or charcoal, but we ought to con* 
tinue the preparation over a little fire for the space of three 
hours or thereabouts ; after which time, for knowing if 
the oil he sufficiently done, we take a little out with an 
iroa spoon, and drop it on a slate or tile, and as soon as 
these drops become cool, we touch the oil with our fingers, 
aod if it is gluey, and draws out like weak glue in threads 
between our fingers, it is an evident mark that it is suffi- 
ciently done, and that it changes its name of oil into that 
of varnish ; if it has not this effect, we ought to leave it 
over the fire until it affords these signs* 

The varnish being thus made, we leave it to cool in 
the same pot until the ftjUowing day, when we empty it 
into anotlier vessel, in which we make the Ink. 

As it may happen that the varnish may be too strong 
to make the Ink in winter, we ought, as a precaution, 
to draw off' a pot of more or less quantity, according 
as we may want, an hour after we have taken out the 
crust of bread, in order that we may have some to 
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weaken that wbich waM aftenraids be too strong; 
and tbia aerres also for printing engravings on copper 

plates. 

We ought however to remark, that the oil which we 
draw off is sufficiently dooe» for if it is not, the impres- 
sion tmnos jellow, is rendered stid^, and diachaiges in 
the rateration ; we pereeive this in cases where the balls 

do not cling together, and it is a fault to which we 
ought to attend. 

As it may happen that the fire may catch the oil, and 
most probably when its change into varnish is com- 
mencing, we niui>t take the lollowinjr precautions : — 

As soon as we have put our pot of oil over the hre, 
we ought to take some folds of coarse doth, and hav* 
ing loaked them in water, and folded them into four 
or five thicknesses, and well wrung them, we leave them 
to drain, in order that wiien we would use them, no 
water may be dropped into the oil, which might cause 
it to overflow and catch fire. We ought to have a stick 
ready to carry the pot, in case it should catch fire, in 
order that we may not have necessary things to look lor 
when it happens, for fear the fire should augment too 
much to be extinguished. 

When we see that the oil becomes much heated, and 
is in danger of overHowuig the pot, or whtn the oil has 
caught hre, we ought immediately to place the cover ou 
the pot, pass the stick through the handles, and carry it 
into the court ; if it be in a garden that we boll the oil* 
we must tin 11 transport it a little way from the fire, 
taking care to preserve our presence of mind, and with- 
out fear to carry it in a manner that the flame which 
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may rise through the crevices round the cover, may not 
injure UuMe who carry ; and we ought to place it softlj 
on the ground, for fear of overturning. 

When we have thus placed the put on the tarth in an 
even place, we ought to take away the cover witii a 
stick, for fear of being burnt by the flame, and leave 
•the Oil burning boldly ; but if we see that it is indined 
to overflow the pot, we must immediately replace the 
cover; if that is not sufficient to extiuguish it, we can 
throw our folds of doth over it, in a manner to ex- 
elude the air, and leave it thus until we see a thick black 
fume rising around the pot, which may be in less than 
half a quarter of an hour ; by this precaution we escape 
the risk of being burnt and of overturning our pot, 
aa has happened to many workmen, for want of this 
foresight. 

Tliere are printers who maintain that it is necessary 
to put turpentine into the oil, saying that it renders the 
Ink stronger, prevents the impression from discharging, 
and makes it dry sooner : all this is incontestable, but 
does not take iiito consideration the accidents which it 
may cause, and which we now consider. 

1st. When we do not succeed in preparing the tur- 
pentine exactly as it ought to be for mixing with the oil, 
it renders the varnish so strong and thick that it tears 
the paper upon the letters of the form, and they are 
thus stopped up in a very little time. 

Sd* Whenever the turpentine is done as it ought to 
be, it is suflldent to say that it is a matter resembling a 
strong hquid paste which is full of little grains of sand, 
which never mix with the varnish, but rest at the hot*- 
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torn of the pot ; of course when we use this varnish we 
ought not to be astonished if ail these little grains fill 
quantities of the letters of the form. 

3d. The lurpentine attaches so strongly to the cha- 
racters that it is almost impossible to wash the form well, 
so that when we come to distribute the letters we see the 
Ink again all the length of the pages^ upon the signa* 
tures, and upon the quadrats, the same as though it had 
not been washed ; it is this which fills also insensibly 
the eyes of the characters, for the Ink continuing to dry 
little by little, in a short time clogs up the letter, and 
renders it unfit to remain in the fount. 

See then the reasons of its .unfitness for this service, 
and I maintain, I speak from experience, that when an 
oil is well prepared, it dries as well as when there is tur- 
pentine in it, without the fear of causing those accickiUs 
of which I have spoken, and of which I have seen. the 
effects. , ' . 

If, however, we use an oil newly made, it is certain to 
macule the impression, and in that ca^e we must put a 
sixth part of turpentine, which we do in the following 
manner. 

The turpentine is done In a separate vessel, and abso^ 

lutely ought to be prepared in an open court, because it 
takes fire so very easily, and is so extremely difficult to 
extinguish* When the turpentine has been upon the 
fire for the space of two hours or thereabouts, we dip a 
small piece of paper in, and if, as soon as it is dry, tlie 
turpentine rubs off from the paper like dust, leaving 
none of itself attached to it, it is a proof that it is suffi- 
ciently done* We then take away the vessel in which is 
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our yarnish a little distance from the lire, and add our 
turpentine to it« We mix it into the varnish with an iron 
spoon for a suffideat time, after which we replace the 
yarnish on the fire for the space of a quarter of an hour, 
stirring with the spoon from time to time, in order that 
the varnish may be well mixed with the turpentine. 

Those who would not make use of turpentine, for the 
reasons which we have cited, must make their provision 
of oil from one year to another, for the older it is, the 
sooiiLf it ib prepared, and by this precaution it is not 
subject to macule the impression. 

0/ tht Manner of making IS moke Black, and mixing it 
with the Vamishj to make Printing lnk» 

Smoke black is the fume of pitch rean confined in a 
little chamber well dosed, and hung round with sheep 
skins, from which we afterwards shake it off ; but as it 

is dangerous to have the fire in a house, it is more proper 
to make the black in a tent, a little removed from the 
house, under a roof of tiles. 

Those who are continually employed in making smoke 
black call this tent a Sac-u-noir : it is constructed of four 
little rafters, of three or four inches square, and of seven 
or dght feet high, supported by two traverses of wood 
on each side; namely, one at the top and one at the 
bottom, the same as in a bedstead, with a little dour ior 
entering in stooping a little. 

We can make the sac-it-nair thus when we please ; the 
top of the sac is plank, and ought to be well jointed ; 
there are some who make the floor of planks, but for fesr 
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it should take fire it is mure coDvenient to pave it with 
square tiles, well joinecL After this we fasten ail round 
the four rafters tome doth wkidi we streteh as tight as 
possible, with little nails two inches distance from each 
other, observing to close most carefully the veiits on 
every aide; this dene, we paste sheets of strong paper 
over all the cloth, and the same over the jmnts of the 
planks, and all round the border of the base, in order 
that the fume may not escape, knowing that it is this 
fame which makes the black. 

The sae-a-noir being thus arranged, we take an iron 
vessel, in proportion to the size of our 6uc, for fear of 
netting it on fire, which vessel we fill with pitch resin to 
nearly an inch of the brim, which pitch we break into 
pieces about the size of an inch. 

Having thus filled our vessel with the pitch resin, we 
place it in the middle of the sac-d-noir, and set fire to it 
with paper ; when it is well lighted we shut the door> 
which ought to be well adjusted ; but in case there passes 
any of the smoke through the joints, we ought to close 
them well, either with paper or cloth* 

When the resin shall be entirely consumed, and all the 
fume attached to the sae^iUnoir^ (which we can know by 
feeling when the sac is entirely cold,) we must beat it all 
over on the outside, in order to make the smoke black, 
which is attached to it within, fall down. 
- When all the black is fallen on the pavement, which 
will be in about half a quarter of an hour, we can open the 
door and collect the black into a heap with a broom, to 
put into some proper vessel ; and, again refilling the pot 
with lesin^ repeat the operation as we have described. 
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We can, however^ ocmtinue to burn the pitch resin as 
many dmes as we please without it being necessary to 
lieat down the black upon the floor at eadi time that we 

put IVesh resin into our vessel. 

We ought always to use the precaution of covering 
our vessel before we beat the iac^ to prevent the black 
from falling within. 

Sometimes it happens, that, Nvhen we collect the black 
on the pavement with our broom, we find mixed with it 
particles of sand, gravel, or other such thing, injurious 
to it ; in this case we must put Ae black in a vessel in 
which is some water ; by this means all the dirt sinks 
down and rests at the bottom of the water, and the black 
remaiiia at the top. It is thus that smoke black is made 
foe the use of our profession. 

Of mixing the Black with the Varnish, 

To mix the smoke black with the varnish, we must 

empty the varnish into a little vessel in which we put 
our smoke black, for all other black is worth nothing for 
printing, and the lighter it is the better ; the more we 
put into our ink, the thicker it is, wherefore we must not 
put in more than is necessary : it must then be mixed 
together extremely well with a stick, made expressly for 
the purpose, in order that the black may be well mixed 
with the varnish until it is brought to resemble a bouillee, 
when we withdraw it from the fire ; and every time that 
we use it we must, when we put it on the ink table, be 
careful to grind it well again* 

We ought to observe that our ink table is perfectly 
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clean before we put our Ink upon it. because there ge- 
nerally rests upon it a quantity of dust» hair, little fneces 
of wool, or other such things, arising from the balls, 

which prevent a clean impression, and cause a great 
drawback on the neatness of quantities of letters of the 
form, which are often choked up for want of thb pre- 
caution. 

When it is necessary to make the Ink un the ink table of 
the press, we generally put five ounces of smoke black to 
two pounds of vamishy of sixteen ounces ; but we cannot 
be always so predse, as the black is not always of the 
same weight, or when the varnish is more or less thick ; 
for a greater certainty we ought to have two different 
measures^ one for the vamii^ and the other for the black, 
when we have ascertained the precise quantity of each, 
which we must keep expressly for the purpose, which is 
a necessary precaution; we may then ensure the cer- 
tainty that, the Ink will be of equal thickness and of 
equal blackness. 

Having thus put upon our ink table the quantity of 
black and varnish contained in the measures, we must 
grind them in the manner which we have said. It is in 
this manner that we ought to mix the smoke black with 
the varnish, to have an Ink always equally black. 

Red Ink* 

We use the same varnish for making red Ink as for 

black, except tliat it uuo;ht not to be so .strung, and that 
we substitute cinnabar, otherwise called vermilion, for 
the black, which ought to be well ground upon a marble. 
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(this is to be understood when it is in stone,) in the same 
manoer as the black. 

We may add a small piece of isinglass, about the size 
of a nut, which we have steeped twenty-four hours in a 
little brandy, and which we must well mix with the var- 
niah and the red ; this renders the Ink more brilliant, as 
we have observed. 

We ought to grind this Ink every mornin|ET and after- 
noon, the same as when first made, in order that the red 
and the isinglass may be well mixed with the yamish. 

There is generally a crust formed on this Ink when it 
has been some time out of use, for hinderinfr which we 
must cover the Ink mth water, the table being a Uttle 
inclined, in order that the water may not flow out; which 
water we throw off when we come to use our Ink, and 
grind it in the usual way. This is the best method which 
we can employ for making red Ink. 

Speaking of the black in use for copper plates, the 
beayiest is the best, contrary to that employed In print- 
ing. The following is the method of its manufacture. 

We must have some of the lees of wine, well dried, 
and burnt in the middle of the fire, and when reduced 
to charcoal extinguish it in water, and crush it the same 
as the yermilion ; after which we mix it with the Tar- 
nish, observing that the Ink ought to be much more 
. liquid than that which we use in our own profession. 
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Observation on FerteVs Method qf making 

Printing Ink, 

1 would recommend that the pot should 
never be half full» to prevent danger and mis* 
chief if the oil by over-heatiug become unma- 
nageable; for it 18 not by its increasing in mea^ 
sure as it becomes warm that the danger arises, 
but by urging the fire to bring the oil to a state 
of boiling too rapidly, or, when it becomes in- 
flammable, by letting it burn too long : in the 
first case it will take fire spontaneously from its 
great heat, and in the other it accumulates so 
much heat by burning, that in both instances 
it is unmanageable, becoming a body of froth, 
rising and overflowing tlx p(3t in a complete 
mass of raging liquid fire, and setting all at- 
tempts to extinguish it at defiance. 

Fertel directs that a crust of bi ead should be 
thrown in at the commencement of the process, 
for the purpose of absorbing the grease. It is 
curious to observe the progress of this crust of 
bread, and of the onions; with Moxon, in the 
Dutch method, they are, one or the other, or an 
apple, for the purpose of ascertaining when the 
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oil is near the boiling point ; with Fertel it is a 
crust of bread to take the ^ease out of the oil ; 
with Breton, and subsequent writers who have 
copied from him, it becomes crusts of bread and 
oDions for the same purpose. 

This writer is the first, apparently, who di- 
rects that two sorts of varnish should be made ; 
one weak, the other stronger, to suit different 
seasons. I look upon tins statement as worse 
than fallacious, for it misleads, and if followed 
would cause the varnish to be of an inferior 
quality, for it cannot be prepared of the best 
quality by a less degree of boiling ; it may be 
produced thinner, but the oil would always 
separate from the colouring matter and stain 
the pap^. In fiict, if the oil be not brought to 
a proper consistence by boiling and firing to 
make varnish for Ink of a good quality, it must 
be insufficiently prepared, and will produce Ink 
of an inferior quality. 

Some printers, Fertel says, put turpentine 
into the oil, to render it stronger. They cer- 
tainly took a great deal of trouble in preparing 
it, and that also in an expensive manner, by re- 
ducing turpentine to the state of rosin, when 
rosin would have been cheaper, and would have 
answered the same purpose, without the trouble 
and danger of preparing it. . He says it is iull 
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of little hard grains, as of sand, which can never 
be ground up. This induces me to think that 
tlie oil did not boil when the turpentine was 
put in, and that they were deceived by appear- 
ances; otherwise it would have been com- 
pletely melted by the heat of the oil. See 
Chap. IV. On preparing Varnish. 

The proportion of lamp black is much too 
small for good Ink, or even for Ink of a toler* 
able quality ; but this will be more particularly 
perceived where I treat of making Ink. Where 
it is necessary to make lamp black, I believe 
that the directions given in the French receipts 
will be found satisfactory. 

A great deal of trouble invariably attends 
printing with red Ink, as printers have never 
been able to make it work clean. To prevent 
unnecessary repetition I sliall refer the reader 
to Chapter V. On Coloured Inks, where, under 
the article Vermilion, directions are given for 
making it work as clean as black Ink. 

Fertel was a French printer at Saint Omers, 
and is the next writer to Moxon wlioiii I meet 
with ; he published a practical work on printing 
in 1723, in quarto, in which he gives directions 
for making Printing Ink, and also for making 
smoke black, of which the preceding is a trans- 
lation. Wlien the other French receipts are. 
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examined, it will be perceived that they are 
little more tban copies of this; even Breton 

ceases to be original in his article on this subject 
in the Enc^elbp^e; and as Lewis made his 
experiments iVoin Breton's memoir, and all 
English writers subsequently having quoted 
Lewis as their authority on this subject, Breton, 
however incorrectly, has uniformly appeared as 
the original author of all the methods of making 
Printing Ink published in England, ^vith the 
exception of the article in the Encyclopaedia 
Britannica. 

Fertel's work I have reason to believe is a 
scarce book; I never saw another copy than 

that from which I made the preceding extract, 
which belongs to Mr. BeuUey^ nor did I ever 
see it mentioned in any works on printing : the 
title of it is, " La Science Pratique de I'lm- 
primerie. Contenant des Instructions tr^s- 
faciles pour se Perfectioniicr dans cet .Vi t," \c. 
A Saint Omer, par Martin Dominique Fertel. 

HDCCXXin. 
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The Method of preparing Pj inting Ink^ hy 
M. Breton, Friuter to tJie King France. 
Trandated Jrcm the EneyelopSdie Milha* 
dique, 175l» 

Black Ink U6td J or Printing. 

The Ink that is used for printing books is a uiixture 
of oil and black. The oil is coDverted into yarnish by 
« botliDg ; and the black i% extracted from pitch-reaiii. 
We call artists all the parties who extract the smoke 
of that sort of pitch when it is burnt, in a building 
constructed expressly for the purpose, named in the 
professioa t<r<>-a-itotr, of which article we shall write in 
its order. 

The vessel in which we make the varnish for printing 
is constructed of iron, cast iron, or of copper^— of the 
last metal it is made generally — ^in form of a pear, and 
we name it thus. The others are simply of the figure 
and form of a comtnon cauldron. Of whatever iiiatei ial 
may be the vessel, and of whatever form, it ought to 
have a copper cover, with which we can at will shut it 
up very exactly. The body of the vessel should have 
two handles of iron, a little higher than the level of the 
cover, which has also the same ; these handles serve to 
pass one or two sticks through, by means of which a 
man at eadi end may, without risk, carry and transport 
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the venel when we would withdraw it from the fire, or 
replace it thereon. 

For precaution against all the accidents that mi^ht 
happen^ it is prudent, in making this varnish, to clioose 
ft spacious place* such as a garden, and to avoid the vici- 
mty of buildings. 

If we would make one hundred pounds of varnish, we 
must allow for the reduction by putting into our pear or 
cauldron a hundred and ten <v a hundred and twelve 
pounds of nut oil; observing that the vessel is not more 
than two thirds full, to allow for the expansion of the 
oil, which encreases in measure as it becomes warm. 

The vessel being in this state, closed very exactly, 
nnist be placed upon a dear fire for the space of two 
hours. This first time given to the preparation procures 
a degree of heat. Take it off the fire, and if the oil be 
inflammable, as it ought to be, it will take fire; if it does 
not take fire of itsdf, it must by management. Leave 
your oil burning some time, then fill up the crevices 
round the cover with several little pieces of old linen or 
Stuff soaked in water; and this must be repeated dif- 
ferent times. 

When the fire decreases, uncover the vessel with the 
iron spoon; this must be often repeated, as on it de- 
pends, in a great measure, the success of the operation^ 
Tfab done, replace the vessd upon a less lively fire, and 
tfie instant that your oil becomes warm throw into the 
oil a pound weight of dry crusts of bread and a dozen 
onions, these things absorb the grease of the oil : cover 
the vessel agam, and leave it boiling over a very little fire 
three hours consecutively, or thereabouts ; in that space 
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of time the oil ought to arrive at a degree of perfection ; 
for knowing this asguredly, you take out a little with an 

iron spoon, and drop it upon a slate or tile : if the oil 
oools like glue, and draws out in threads like weak glue, 
it is an evident proof that it is sufficiently done^ and that 
it must change its name of oil into that of varnish. 

The varnish being thus made, it ought to be transfer- 
red into vessels intended for its preservation ; but before 
it loses its warmth it must be passed many times through 
fine linen» or through a straining bag made expressly for 
the purpose, in ord^ that it may be perfectly clear. 

We ought to have two sorts of varnish : the one weak, 
for cold weather, the other stronger, for the warm. This 
precaution is indispensalde ; for it often happens that we 
are obliged to modify the quantity of the one by that of 
the other. 

The weak varnish can be made at the same fire as the 
strong, but in a separate vessel : we can thus employ* 
and it is my advice, for this yami^ linseed oil ; because 

that in preparing it keeps a clearer colour, and clogs less, 
than nut oil, which renders it more proper for red Ink^ 
of which we are going to speak. 
' This weak varnish, for its perfection, requires the 
same care and precaution as the stronger : all the differ- 
ence consists in giving it a less degree of fire, but ma- 
naging it in such a manner as that it may acquire pro- 
portionately the good qualities of the strong: — it being 
less dune, less thick, and less gluey than the last. 

If it be wished to make the weak varnish of the same 
nut oil which has been used for the strong varnisb, there 
is but small inconvemenioe} when it is to be used for 
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making the red Ink, or to spare the pains of making it 
■separately and of different oil; it is simply to seize the 
occasion of the first boiling of the other, and, on the in- 
stant when it is ])t rceived to have acc|inr cd all the requi- 
site qualities, to draw o&' the desired quantity from that 
-which is left upon the fire 

• Linseed and nut oils are the only proper ones for 
making good tarnish for printing; that of nuts merits 
the preference in every respect. As to the other sorts, 
they are of no value, because the grease cannot be per- 
fectly separated from them ; and they sometimes macule 
the impresnon in the printing, and make it turn yellow 
as it grows old. 

However, in some printing, we use rape or hemp oil; 
— but it is for printing low priced pamphlets; — that 
management is however of little consequence which is 
proper only fur bad merchandize. 

There are some printers who believe that it is neces- 
sary to put turpentine into the oil, to render it strooger* 
and in order that it may dry the sooner. It produces 
these effects, but there are a number of inconveniences 
resulting from it. The lirst ditiiculty is, of doing it so 
precisely that it does not too much thicken the varnish, 
^hich is so strong and so thick already, that it glues the 
paper upon the form, and wrinkles it much in a little 
time. If the turpentine is done to its point, it forms a 
paste, liquid enough, but full of little hard grains, as of 
sand, which can never be ground up. 

The turpentine, and in the same manner the litharge* 
which some persons use, and which they consider a valu- 
able secret, have again the fault of attaching so strongly 
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to the characters as to make it almost tmposnble to wash 
the forms well, however warm may be our lie; besides, 
they dry and harden so quickly that damage is done iB 

the distribution of the letters, so many of tlic m are fas- 
tened together ; the eyes of the letters are blocked up 
without hope of being cleared, which 'makes the cha- 
racters of little service, and whieh causes a grievooa de- 
ficiency in a fount. 

In cases where, through want of due precaution, newly 
made oil is employed for making the yamish, turpentine 
must be used, because, without it the impression will i»- 
tivitably macule. In this case we may put a tenth part 
of turpentine, which we have separately prepared at the 
same time and in the same place with the varnish, and 
with the same precautions. It must then be boiled for 
bix hours, or thereabouts. For knowing wlien it is suf- 
ficiently done, a morsel of paper must be dipped into 
it, and if, as soon as it is dry, it will break dean and 
smooth, without any thing resting attached to the paper> 
the turpentine is sufficiently done. 

The turpentine must now be poured into the varnish 
while the vessel is off the fire^ and stirred in with an inm 
spoon : it roust then be replaced on the fire for the space 
of half an hour or more, without ceasing to stir it, in order 
that the varnish may be well mixed with the turpentine 
and litharge. This, or nothing but using old oil, can 
prevent these inconveniences. 

The sac-a-noir is constructed of four little rafters, of 
three or four mches square, and seven or eight feet high, 
supported on eachsideby twotravmes;— but these dimen^ 
sions always depend on the will of him who constructs; 
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—the top IS formed of planks well jointed and wdl closed. 
The bottom or ground floor, for greater surety and pro- 
priety, ought to be paved or tiled ; reserving a space in 
that little diamber for a door at the b«ie^ fw entering 
and departing. All the inside of the chamber must be 
hung with linen cloth, new, and of a close texture, 
stretched as much as possible, with nails put at the dis- 
tance of two inches from eadi other: that done, you 
paste over all your doth some very strong paper, and> 
pay attention to stop u|) ail tbu light which you per- 
odve^ in order that the smoke may not in the least 
escape. A sac-^wnr thus hung is sufficient ; but it is 
wore durable, more dose, and much more exact, hung 
with sheep skins well stretched. 

. It is in the sac that we burn the pitch-rc sin from which 
we extract the smoke black. To accompUsh this we 
prepare a quantity of pitch-rerin, and make it boil and 
melt, in one or several pots according to the quandty. 
Before it k cool we stick in several slips of paper or 
brimstone matches, place the pots in order in the 
middle of the sac, and, kst of all, we put the fire to 
these matches, and shut the fittle door exacUy in going 
out. 

The pitch-nan being consumed, the smoke becomes 
irttadied toaU put* «rf t»» the M<xj-«o»r ; and 

when the ,ae » cold you go in, ewer the p«»te and re- 
close the door, the exterior must then be be«t all round 
with sticks, to make the smoke black fall, when you 
coUeet it into a heap, and put it into a vessel either of 
ei»then««i« or any other. A. it » twept up with a 
w™. and there mixes with it some paiticks of durt. 
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we must use the precaution of putting a quantity of 
water at the bottom of the vessel^ and^ when they pre- 
cipitate, the black must be taken off with a skimmer^ or at 

leaist some other precaution must be resorted to before 
putting it into the vessel proper for its preservation*. 

Smoke black is without contradiction the best that one 
can employ for Printing Ink ; two ounces and a half of 
black is put to each pound of varnish ; I suppose the 
pound of sixteen ounces. However the eye determines 
by the tinct of the Ink the quantity of black. 

For mixing well the smoke black with the varnish, it 
is necessary to be very attentive in mixing it together a 
little at a time, or gradually; and of mingling it each 
time in such a manner that the whole may form a thick 
paste, whidi will produce a great many threads when it 
is divided into parts. . . . , 

It is the custom of some printers to mix the smoke 
black with the varnish upon the ink table, judging by 
tlie eye of the proper quantity of each article. 1 do not 
see in this composition of the Ink any inconvenience, 
unless it is the fear that the Ink will not be equally 
mixed, because it requires some time ; or that the Ink 
thus made by different hands would not be of one equal 
tinct in the same printing ; from whence I infer, that it 
would be better to have the Ink equally prepared, with- 
out relying too much on the journeymen. 

Red Ink used in PrmHng, 

This Ink is used very frequently, and is almost indis.* 
pensable in impressions of prayer books, almanadLs, and 
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4>ther reli^ouB books ; sometunes for posting bills^ and 
elegance in title pages. 

The weak yarnish is the best to be emplo^y eti for red 
Ink. It ought to be made of linseed oil, strong and 
new, because it does not blacken in preparing, like that 
of nuts ; and the varnish cannot be too clear. We supply 
the place of smoke black by carmine, or vermilion, well 
dried, and ground as fine as possible. A small quantity 
of the varnish must be put on an ink table, reserved for 
that use alone, and some vermilion thrown upon it ; this 
must be mixed and crushed with the mulltr, and then 
removed with the palette knife from the ink table. This 
manoeuvre must be repeated many times, until you sup- 
pose that you have used a pound of varnish and half a 
pound of vermilion. 

Many persons mix in the first composition three or 
four spoonfulls of common spirits of wine or brandy, in 
which has been dissolved a piece of isinglass, about the 
sisse of a nut, four and twenty hours before, but I have 
found from experience that this mixture does not accom- 
plish our aim ; it being more certain to add to the given 
quantity of red Ink a dram and a half of carmine : 
it rectifies the colour of the vermilion, which is not 
often so perfect as we desire ; it adds spirit to it, and 
prevents it from tarnishing. It is more expensive, but 
more satisfactory. You must then recommence grind- 
ing the Ink, in a manner that ought not to be too 
gentle ; as strong Ink is verj' apt to glue up the eye of 
the letter. 

If you do not consume all the red Ink which you 
have made, for its preservation place your ink table on 
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the cdge^ and cover it with water, in order that the ver- 
milion may not dry, nor a scale fonn on the surface of 
the Tarnish, which can never be separated from ity and 

which is the effect of the sun and dryness. 

Other Inks oj dtjjei tut Colours. 

Although we generally employ but the two sorts of 
Ink of which we have spoken, we can make Ink of dif- 
ferent colours^ by substituting for the smoke black and 
the yermilion the necessary ingi^edients ivhich produce 
different colours. We may, for example, make Green 
Ink with verdigrise, calcined and prepared ; Blue with 
Prussian blue, also prepared ; Yellow with orpiment ; 
Violet with fine lak^ calcined and prepared ; and mix- 
ing these colours with the Tarnish, with the same care as 
the red ink. The preparation of the verdigrise, the 
Prussian blue, the lake, &c* consists in mixing with them 
some white lead, to render them clearer ; without which 
these colours are too dim by candlelight. 
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Practical Obsermiknu m M. Breton's Method 

of preparing Fnnting Ink in the French 
Encydopidie. 

I have been more particularly induced to 
give this method of preparing Printing Ink by 
M. Breton, Printer to the King of Franoe, as 
subsequent writers have availed themselves of 
it ; and it has become a standard receipti with- 
out being acknowledged in all cases ; and also 
from being in a voluminous and expensive 
French work it is not of easy general refer- 
ence. 

The manner prescribed for boiling the oil is 

similar to Moxon's, and does not require any 
additional observations. 

It is evident that the cover M. Breton used 
for his vessel in whicli he boiled the oil did not 

shut it up very exactly," as he recommends ; 
for he afterwards directs that the crevices round 
the cover should be filled up with several httle 
pieces of old linen or stuff soaked in water. I 
mention this for the purpose of cautioning most 
earnestly those who have to superintend the 
boiling of oil to be carelui that not a drop of 



Digitized by Google 



60 



ON PRINTING INK 



water gets into the vessel while it is boiling, as 
it may be attended with the most hazardous 

consequences, Moxon's method is less danger- 
ous, as he directs to use a large piece of cloth 
with the water wrung out, and to hang over 
the cover down the sides: — ^both methods are 
attended with danger, and both are unoe* 
cessary. 

M. Breton also directs crusts of bread and 

onions to be put into the oil after burning it, 
but for a different purpose from that assigned 
by Moxon. They are now introduced to ab- 
sorb the grease ; and I must acknowledge that 
for this object I could never perceive their 
utility, for I have always understood grease 
to be an animal substance, and of course it can- 
not be present in an expressed vegetable oil. 
In boiling linseed oil to make varnish for 
Printing Ink I hold these articles to be useless; 
and their power of absorbing grease from oil, 
I look upon as apocryphal. 

M. Breton speaks of repladng the vessel 
upon a less lively fire, and continuing the boil- 
ing : as the fire must be a steady brisk hot fire 
to raise the oil to the boiling heat, which is 
about 600° of Fahrenheit's thermometer, while 
lead melts at 540* ; it may easily be conceived 
that if the fire slacken the oil will cease to boil. 
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This boiling heat can neither be produced nor 
continued without a brisk fire ; and to talk of 
continuing the boiling over a very little fire is 
preposterous, for it cannot be done. 

Breton mentions "litharge," but he does not 
add of silver, as Moxon does. It is not neces- 
sary to speak of its bad qualities in Printing 
Ink, as he describes them accurately, and con- 
demns the use of it. 

With regard to the red Ink and Ink of dif- 
ferent colours, I shall only shortly observe here 
that carmine h too expensive to be used gene- 
rally, and that it docs not brighten vermilion in 
a degree that might be expected from its own 
brilliancy ; — that no Printing Ink should ever 
require to be covered with water to prevent 
it skimming over; — and that mixing white 
lead or even any white colouring matter with 
the Ink invariably deaclens the colour instead 
of making it clearer — White lead should never 
be used, on account of the metal reviving and 
turning black. 
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Receipt for making Printing Ink^ Jr<m Lewis's 
Philoscpkkid Commerce qfArts. 1763. 

" Printing Ink, 

^ Printing Ink differs from the oommon oil paintf 
described at the begimung of this sectioi], only in the 
preparation of the oil, which must here have its con* 
sistence and tenacity j^reatly increased, and its greasiness 
diminished, by means of £re. The same way of prepa- 
rations either not carried to so great a length, or with a 
subsequent addition of fresh oO to dilute the mixture, 
affords, as already observed, one of the best drying oils 
for the black paint. 

The oils of linseed and nuts are made chdioe of 
for this use ; the nut oil is supposed to be best, and 
is accordingly preferred for the black ink, though the 
darker colour wiiich it acquires from the fire makes it 
less fit for the red. It is said that the other expressed 
oils cannot be sufficiently freed from their unctuous qua> 
lity ; whence the ink made with them dries exceedingly 
slowly, is apt to come oflf and smear the paper in the 
beating and pressing which it undergoes in the book- 
binder^s hands^ or sinks into the substance of the paper, 
beyond the mark of the type, and stains it yelbw. 

Ten or twelve galluus of the oil are set over the 
iire, in an iron-pot, c^iable of holding at least half as 
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much more ; for the oil swells up greatly, and its boil- 
ing over into the fire would be very dangeiDus. When 
it boils. It h kept stirring with an iron-ladle ; and if it 

does not itself take ilame, it is kiiidled with a piece of 
lighted paper or burning wood; for simple boiling, 
without the actual aocension of the oil, does not com- 
municate a sufficient degree of the drying quality re- 
quired : it seems to be in the more inflammable parts, 
which are soonest condensed by the burning, that the 
iiyuiious fatness or greasiness conasts. The oil is 
suffered to bum for half an hour or more, and the 
flame being then extinguished by covering the vessel 
dose, the boiling is afterwards continued, with a gentle 
heat, till the oil appears of a proper consistence, in which 
case it is called varnish. It is necessary to have two 
kinds of this varnish, more and less boiled, or a thicker 
and a thinner, wliich are occasionally mixed together as 
difBeient purposes may require: that which is of a just 
consistence in warm weather proves too thick in cold ; 
and that which answers well for large characters, proves 
in the same season rather too thin for smaller ones* 

" The thickest varnish is of such consistence when 
cold, that it draws into threads between the fingers 
nearly like weak glue : this is the mark by which the 
workmen judge of the due boiling, a little of it being 
from time to time taken out for this trial, and cooled 
by dropping it on a tile or other cold body. It is very 
viscous and tenacious, like the soft resinous juices or 
thick turpentine. It is not at all dissolved, any more 
than the oil at first, by water or spirit of wine, but min- 
gles readily enough with fresh oil, and unites with mu- 
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ci1agi» into a mass which dissolves in water into a milky 

liquor : by boiling with strong alcaline ley it forms a 
soapy compound ; whence the types, after an impression, 
are cleaned from the ink, by washing, and rubbing them 
with a brush, in hot ley. The oil emits, during the 
whole time of the boiling, very offensive penetrating 

. fumes: when grown cold, it has an acrid disagreeable 
taste, but. little ill smell. The oil is said to lose, in 
being boiled into thick varnish, from a tenth to an 
eighth part of its weight, which proportions agree suf- 
ficiently with my trials ; common linseed oil boiled down 
to a consistence which appeared somewhat too thick, lost 
about one sixth; being further boiled, till it became 
quite firm when cold, the loss was near one half. Dif- 
ferent oils, and perhaps, the same oil in different states, 
differ in this respect: fish oil, boiled to thickness, lost 
much more than that of linseed, the thick matter 
amounting only to about one fourth of the original 
weight of the oiL 

The workmen are accustomed to add, in the pre- 
paration of ten or twelve gallons of oil, as soon as the 
burning is over, a pound or two of dry crusts of bread, 
and a dozen or two of onions, by which they suppose the 
greanness to be more effectually destroyed. It may 
however be questioned, whether additions of this kind 
are of much use ; for I have prepared the varnish, seem- 
ingly of a very good quality, by fire alone. 

. There is another sort of additions whose effect is 
more apparent. To give a greater body to the varnish, 

' and increase its drying quality, n proportion of turpen- 
tine is thought necessary ; and with some artists litharge 
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has in this intention been a secret. It is observed^ in 
the Freoch EnofdopedUj by M. le Breton, the printer of 
that work, that when very c»Ld oil is used, neither turpen- 
tine nor litharge are needful; but that, when the oil is 
new, some turpentine must necessarily be employed, for 
without it, the smearing of paper, by the spreading or 
coming off of the ink, cannot be avmded; that it is 
much more eligible to use old dl than to have recourse 
to this correction of the new, both turpentine and 
litharge, particularly the last, making the mixture ad- 
here so firmly to the types, that it is scarce to be got 
entirely off by the ley, whence the eye of the letter is 
soon clogged up. 

When turpentine is used, it is first boiled by itself, 
utttO, on dipping in a piece of paper, it is found to crum- 
ble and part from the paper when cold : the oil being 
then taken from the fire, the turpentine, while still fluid, 
is poured into it, after which the boiling is repeated^ and 
continued till they are suifidently incorporated. 

It is here somewhat more difficult to hit the due 
point of boiling, than when the oil is prepared without 
addition ; the mixture being apt to grow too thick from 
continuiiig the heat too long, and full of little hard grains 
from not continuing it sufficiently ; which grains are pro- 
bably undissolved particles of the turpentine. The use 
of boihng the turpentine first by itself is to dissipate its 
moisture or essential oil : by the boiling it becomes a 
resinous matter, nearly the same with common resin, 
which possibly would answer the same end. 

For making the varnish into ink, lamp black is the 
common material, of which, according to M. le Breton, 

E 
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two ounces and a half are sufficient for sixteen ounces of 
the varnish. They are ground together on a stone with 
a muller, in the same manner as oil paints. 

** Tht paper, for printing:, is moistened with water, 
by which it is made more yielding and pliable, so as not 
only not to be torn by the types in the press, but like, 
wise to be more closely and evenly applied to them, and 
consequently to take a neater and more perfect irnprcs- 
sion. The due-moisture of the paper, and the care and 
attention of the pressmen in well working the ink on the 
types with the balls, are very material points ; without 
which, how excLlknt buever the ink is, the imprebaon 
will not be beautiful. 

The adhesion of printers ink to wetted paper, 
seems to shew that it is not truly of an oily nature. All 
expressed oils contain probably a gummy or mucilagin- 
ous matter ; and perhaps the tenacity, consistence, dry- 
ing quality, and the property of adhering to bodies 
moistened with water, which the oil acquires in the pvo* 
cess above described, may be all owing to some of the 
purer part of the oil being destroyed, so as to leave the 
remainder more gummy* When the oil dries, it proves 
a tough flexible substance, which has little disposition to 
unite with fresh oil any more than with water, as if the 
gummy and oily matter were in such proportions, that 
one defends the other from the menstruum that would 
otherwise dissolve it : essential oils, on the contrary, be- 
ing free from gum, harden into a merely resinous mass, 
brittle like other resins, and which dissolves, like the oil 
at first, in fresh oil or spirit of wine. The differences 
observed in different expressed oils, in regard to the 
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drying quality^ may depend on the different quantities 
of gummy matter, and the difi'erence of old oil from new, 
on the gam being in the latter more intimately combined, 
80 as not to separate in the burning and boiling. When 
these oils are first expressed out f rom the subjects, they 
abound with mucilage, great part of which is only super* 
ficially mixed, so as to give a turbidness and opacity to 
the fluid : in keeping, a part of this mucilage is thrown 
off, and the remainder may be presumed to become at 
the same time more intimately mcorporated with the 
oil* The repugnance which we observe between oil and 
gum does not in the least invalidate these conjectures, 
sny more than the repugnaiice between oil and watur 
can be an argument against the existence of water in 
<nis : indeed we have plain proofs of the coalition of oil 
with gum, in the analyns of the purest gums, gum arar* 
bic, senica, tragacanth, from which an actual oil is ob- 
tained by distillation. The distillation of expressed oils 
themselves seems to favour the opinion here proposed ; 
from all of them there remains in the distilling vessel a 
large quantity, though from some more than from others, 
of a gross coaly matter : and there arises a fluid oil, which 
does not dry or grow thick in the air as the oils did at 
first; and which is therefore found to answer for certain 
purposes, as in the lapidaries business, for which the 
thickening of the oils in tlieir natural state renders 
them unfit."" 
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Observations on Lewis's Receipt Jbr making 

Printing Ink. 

Lewis was not a Printer, but a scientific man, 
and has taken the process of making Printing 
Ink from Breton; of course the practical ob- 
servations on Breton's receipt will apply to 
Lewis's. 

The latter, however, made many experiments 
on boiling different kinds of oil, to ascertain 
their properties and fitness for making varnish, 
and came to the conclusion, as the result of 
those experiments, that simple boiling, with- 
out the accension of the oil, does not communi- 
cate a sufficient degree of the drying quality 
required'' for Printing Ink. 

In speaking of the use of turpentine, he ob- 
serves that by boiling it becomes a resmous 
matter, and thinks rosin would answer the same 
purpose. 

His observations respecting the loss of weight 
in diflferent oils by boiling to a state of varnish, 
is worthy of consideration, as fish oil is avowedly 
used in the metropolis for making fine Printing 
Ink by at least one house. It is generally ac- 
knowledged by all who use paints that even 
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the best fish oil is nuicli inferior to linseed oil 
in its drying quality, and it must from its na- 
ture abound with grease, which becomes a most 
injurious part of the composition, by separating 
from the Ink and sinking through and staining 
the paper ; and I believe that no boiling, how- 
ever long continued, would prevent this mis- 
chievous effect taking place : but even suppos- 
ing this evil to be remedied, the expence of fish 
oil would be a bar to its general use ; for the 
best sperm oil, which I should suppose would 
be used, is at least double the price of linseed 
oil, and according to Dr. Lewis's experiments, 
where linseed oil loses one sixth of its weight 
by boiling to a varnish, fish oil loses three 
fourths ; thus, taking the price of linseed oil at 
two shillings and sixpence a gallon, and sperm 
oil at five shillings a gallon, which are about 
the prices, then a gallon of varnish made from 
linseed oil alone, which loses one sixth of its 
W^ght in boiling, would cost three shillings, 
and a gallon of varnish made from sperm oil in 
the same manner, which loses three fourths of its 
weight in boiling, would cost twenty shiUings ; 
and the incurring of this great additional ex- 
pence would produce only an inferior article. 
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Papillon's Method of preparing Printing Int. 
Translated from Traiti Mistorique et Pro- 
iigue de la Gravure en Bois, Parisp 1766. 

Of the Mantier of making Varnish and Ink for taking 
In^essions from Engravings on Wood, and of the 
Colours made use of in Printing Cameos. 

Engraving in Wood being generally used along and 

in cu[]j unction with ordinary printing types, it necessarily 
follows that the same Ink must be made use of in both 
cases. I proceed to lay down the manner of making this 
Ink, after first giving the process for making the varnish 

of which It is cumposcd, and which was used by my late 
father. 

Take two pints of good nut oil, the older the better^ 
and put it into an iron pot, which should be of a sise 
sufficient for the quantity to occupy one third of its 

depth. It is necessary to be prepared with an accurate 
cover to the pot, in order to extinguish the flame, should 
the oil catch fire, by holding it Bnnly on. The oil must 
be suffered to boil with a slow fire about two hours^ 
when the grease may be taken out of it by throwing in 
an onion or a crust of bread. In order to discover 
whether it coagulates or thickens, dip a rod into it, and 
if the oil draws out in a thread on withdrawing it, it 
may be considered as done enough. Another iron pot. 
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much bigger than the other, must be had in readineasy 

with its cover also well adjusted, in order to extinguish 
the iire in case of accident; in it must be put half a 
pound of turpentine^* which must also be prepared over 
a small fire at the same time with the nut oil. 

In order tu discover when the tiir})entiiu' it, dune, a 
piece of paper must be put into it, winch must after it 
is withdrawn be rubbed between the fingers,- and if it 
falls into powder on nibbing it, it is enough ; and we 
may be well assured that it is so if it cease to swell or rise 
up ; and at the same time we must be on our guard not 
to overdo it, as then it will be burnt and robbed of its 
virtue. The nut oil must now be poured into the vessel 
containing the turpentine; they must be well stirred 
together with an iron spatula; and, after remaining on 
the fire a few moments the varnish will be completed. 
If it be thought desirable to withdraw a portion, in 
order to weaken the ink on any occasion, it must be put 
into a pot or other vessel, having care to increase the 
quantity both of the nut oil and turpentine, in propor- 
tion to the quantity of varnish intended to be with, 
drawn ; and to the remainder in the iron pot, whilst the 

* Unless the oil be too new, we may make a shift without 
the turpentine; I am aware besides, that sorae set the nut oil 
on fire with proper precaution, at diiferent times, uncovering 
and covering it at various times to extinguish the fire, as they 
judge proper, holding the cover on firmly at the top, thus 
suffering the oil and its vapour to bum, and by and by» the 
fire slackening, it is once more uncovered and well stined 
with an iron spatula, which completes the preparation. 
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varnish is still hot, add half a pound or morcy accord- 
ingly as the varnish has been made thicker or thinner, of 

German smoke black, as it is the best ; the whole must 
now be mixed with an iron spatula, and, after suffering 
it to remain on a moderate fire a little while, it is done ; 
and, if it be thought proper, it can be immediately tried 
on paper. This mode of preparing; the Ink while the 
varnish is hot, is better than waiting, till it is cold ; as 
the incorporation can thus be more completely effected. 

If, when we wish to use the Ink, it should be found 
too thick, a little of the varnish must be added, and the 
whole subjected to the stone and muller (brayer of the 
printers), which will render it more liquid ; if it prove 
too grey coloured, black must be added, and the whole 
must be ground in like manner. 

We should have a care to make our varnish and Ink 
in an open or uncovered place, and distant from other 
buildings,' &c., so as to have no fear from 6re. 

Linseed oil, in defect of that of nuts which is the 
best, may be made use of in preparing the varnish ; that 
of rapeseed, hemp, or others^ are not so good, because 
they do not part with their greasy particles so .readily 
as those first named ; they also are apt to spoil the im- 
pression, and turn yellow by age : we should not be 
tempted by cheapness to use them in making Ink, as the 
saving is of no great moment 

We may, while making the varnish, withdraw a por- 
tion before it has attamed its proper thickness, to be 
used in thinning the Ink in winter, by adding a little, 
and grinding the whole by the muller as it is necessary 
to use it ; and we may in like manner in summer and in 
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hot weather, add some of the thick Tarnisby to render it 

more consistent. Mens, le Breton, Printer to the King, 
has given a very curious article on the manner of making 
Ink for letterpress printing in the 5th volume of the 
Encyckyp^die^ page 688 et sequ., to which I refer the 
Reader. 

It is also necessary to take care lest there be too 
much vaioish ia the Ink, as the proofs are liable in such 
case to become grey and spooled, and turn yellow in 
process of time. I am able to speak deeisiTely on aJl 
these points, having long employed Ink in printing paper 
hangings, &c. in large quantities, and having used per- 
haps as much on one sheet, as would serve a letterpress 
printer for a quire of paper. 

There are people whose sole employ is to prepare Ink 
for the printers, as also the varnish without any colour- 
ing material, so that by means of it we can make our Ink 
cf any colour we please: for red, vermilion may be 
used, grinding it well with the stone and muller before 
using it ; commonly the weak varnish is the best to be 
used with vermilion, and if we wish to render our red 
very fine a little carmine must be added. We can pro- 
duce green Ink by mixing verdigrise calcined, prepared 
and ground with the varnish ; blue, by grinding prussian 
blue with it ; yellow, by orpuuent ; violet, with fine cal- 
dned lake ; wood colour, by umber, &c., taking care to 
use the weak varnish; and if we wish to lighten the tints 
using a proper portion of white lead. 

The colours to be used in printing in cameo are purely 
arbitrary ; but the most common practice is to make use 
of bistre, which is wood soot suffered to remain long in 
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the chimiiey to aeasoo, and which hat been baked or 

burnt, and, after throwing away the rough parts, well 
ground by the stone and muiier. We may also make 
use of umber, indigo, and other colours used in painting, 
and even of Indian ink ; also of all those of which I 
have spoken in the preoedinf^ paragraph. It must, how- 
ever, be remarked, that all the colours possessed of a 
heavy body arc the least adapted for printing in cameo. 

Sometimes^ however, impressions are tak«i off with 
the colours usually employed in painting in distemper. 
White lead properly mixed with these colours, whether 
in oil or in distemper, answers the purpose of producing 
lighter tints; whilst the lamp black renders those in dis- 
temper darker ; and for those in oil a little Printing Ink, 
as commonly used, will produce the same effect. 



Practical Obaervatiom on the Receipt for making 
Pfm&ng Imk^ published by J. B. PapUUm. 

The process of making Printing Ink de- 
scribed by Papillon is so nearly similar to those 
of Moxon, Fertel, and Breton that few addi- 
tional observations will be necessary. 

He reoommendsy similarly to Breton, an onion 
or a crust of bread to take the grease out of the 
oil.— See the Observati<»i8» pp. 88 and 60. 
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Papillon recommencU German smoke black 
as the best; and what I have seen sold in 

[England under that designation is certainly of 
8 superior kind. But then the cost of this 
black is too much for the Ink that is generally 
used for book work, as the black alone would 
cost considerably more than the Ink would pro* 
duce. The English lamp black makers manu- 
facture it perhaps of as good a quality, so that 
there is no occasion to have recourse to the 
Germans for this article, even for the finest 
Ink. Our author is right in recommending to 
mix the black into the varnish while the latter 
is hot, as it is performed with much greater 
fadlity than when cold, and occupies less time. 

Papillon also recommends the withdrawing 
of some of the varnish before it has attained its 
proper thickness, for the purpose of weakening 
the Ink when necessary. For my opinion of 
this bad practice see the observation at page 47. 

For coloured Inks he too directs the use of 
white lead for lighter tints; carmine to brighten 
vermilion for red Ink; lamp black to darken 
tints; and weak varnish: — but it is of no 
utility to observe upon these directions, as I 
am convinced that neither Papillon nor any 
other practical writer on the subject of Printing 
Ink could ever produce an imitation of a water*- 
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coloured drawing, in all the variations of its 

washy tints, depths, distances, and foreground, 
with the Inks as they direct them to be made ; 
and in support of this assertion I may be 
allowed to state* that I have examined produc- 
tions by all the masters of this art in former 
days. I will therefore refer the reader to that 
.part of this Treatise which speaks of coloured 
Inks, and for the effect of them to the Illus- 
trations in my Work on Decorative Printing. 
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Baskerville's Met/wd qf fiiaking Printing Ink* 
From Hansard's Typographia**^ 

** Various receipts have at difibrent times been pub- 
lished on this subject, but none that I have hitherto 
seen seem calculated to produce the effect ; it would be 
tbefefoie> a foUy to insert them here : the one I shall 
introduce, which has never before been published, has 
been given me as the mode practised by Mr. Baskerville, 
which a careful examination of his printing will fully 
prove to have stood the test of time* 

He took of the finest and oldest linseed oil* three 

* The linseed oil generally in the market, is totally unfit 

for the purpose oi ink-making, being too frequently mixed 
with seeds of an inferior, drying, quahty, or expressed from 
those which are damaged or unripe, and very often over- 
heated in the steam*kettles in order to force out an addi- 
tional quantity of oil ; this excess of heat invariably causes 
a large portion of the mucilage to combine with the oil, and 
till that has subsided it i» unfit for use. Tiiis laucilaginoua 
combination is, in fact, more or less in all seed oils, which 
renders it necessary they should stand a very considerable 
time to subside, before being converted into varnish, which 
can only be regulated according to the quality of the oil, but 
m no case should it be used before twelve months old, and 
if kept longer will be considerably improved: good oil may, 
in some measure, be known by its appearance, the best being 
of a pale straw colour. This varnish, after being brought to 
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gallons^ this was put into a veflsel capable of holding 
four times the quantity, and boiled with a long-conti- 
nued fire till it acquired a certain thickness or tenacity, 
according to the quality of the work it was intended to 
print, and which was judged of by putting small quan- 
tities upon a stone to cool, and then taking it up be- 
tween the finger and thumb ; on opening which, if it 
drew into a thread an inch long or more, it was consi- 
dered sufficiently boiled. This mode of boiling can only 
be acquired by long practice, and requires particular 
skill and care in the person who superintends the opera- 
tion, as, for want of this, the most serious consequences 
may occur, and have very frequently occurred.* The 
oil thus prepared was suffered to cool, and had then a 
small quantity of black or amber rosin dissolved in it, 

its proper consistence, requires to stand for at least two 
months, that the decomposed mucilage and other matter 

may subside to the bottom, it will then be fit for use. Some 
makers add to their varuislies boiled tiii jientme; others rosin, 
and, not unfrequently, soap; these are useful in some in- 
stances! particularly in rendering the type easier to be clean* 
edy asy without something of this kind» the ink will he diffi- 
cult to wash ol^ but only in thb particular can they be of 
service." 

" * Tf flarae once comniuniratcs to the oil in this state, 
nothing can extinguish it but instantly closing the pot or 
tassel, so that no air can draw in to feed the flame. One of 
the most tiemendous files that happened in this metropolis a 
few years since was thus occasioned ; no making of varnish 
should ever be attempted within the walk of a printing 
office." 
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after which it was allowed some luoiUlis to subside; it 
was then mixed with fine black, to a proper thickness, 
and ground for use. [This black was collected from 
glass-pinchers' and solderers^ lamps.] 

" This method, with very little modiiication, I have 
every reason to suppose, was pursued by Mr. Bulmer in. 
the making of his ink for the Shakspeare and some other 
fine works printed in the early part of his practice : and 
I have it from the best authority, that when the boiling 
of the oil is properly managed and the black well mixed 
and ground) no finer or better working ink can be 
made.'^— Hansard's Typographiay p. 722. 



Observations m Saskertnlle's Method of pre- 
paring Printing Ink, published in Mansard^s 
Typographia. 

I am enabled to give this Receipt of Basker- 
ville's, by the kind permission of Mr. T. C. Han* 
sard, in whose interesting work on printing, en- 
titled " Typographia," it first appeared. 

Mr. Baskerville was one of the first printers 
in England wlio endeavoured to improve the 
art, and the productions of his press are in esti- 
mation; but I am perfectly satisfied in my 
own mind that he never used any Printing Ink 
made according to the preceding formula which 
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is given under his name, for it could not be 
worked with, any more than Moxon's, Fertel's, 
Breton's, or Papillon's, for the reasons I have 
stated when treating on their methods ; in fact, 
it appears to me to be the copy of a memo- 
randum that he had made of the old method 
of making Ink, similar to some of those which 
I have given. 



uiyiiized by Google 



ENCYCLOPEDIA BRITANNICA. 81 



On Printing Ink, Jram the Mncydopeedia 
Brikmniea. Artide Ink. 

PrifUir^ Ink, is totally different from ladian Ink, 
or that made use of in writing. It is an oily composi- 
tion, of the consistence of an ointment : the method of 
preparing it was long kept a secret by those wht^sc em- 
ployment it was to make it, and who were interested in 
concealing it; and even yet is but imperfectly known. 
The properties of good Printing Ink are, to work clean 
and easily, without daubing the types, or tearing the 
paper ; to have a fine black colour ; to wash easily off 
the types; to dry soon; and to preserve its colour, 
without turning brown. This last, which is a most ne- 
cessary property, is effectually obtained by setting fire 
to the oil with which the Printing Ink is made for a 
few moments, and then extinguishing it by covering the 
vessel.* It is made to wash easily off the types by 
using soap as an ingredient ; and its working clean de- 
pends on its having a proper degree of strength, which 
is given by a certain addition of rosin. A good deal, 
however depends on the proportion of the ingredients to 
each other ; for if too much soap is added, the Ink will 

** * This is mentioned by Dr. Lewis in his Philosophical 
Commerce of Arts ; but he seems not to have been acquaint- 
ed with the method of giving it the other necessary pro* 
perties." 

ft 
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work very foul, and daub the types to a great degree. 
The same thing will happen from umg too much hlack, 
at the same time that both the soap and black hinder 

the Ink from drying ; while too much oil and rosin tear 
the paper, and hinder it from washing off. — The follow- 
ing receipt has been found to make Printing Ink of a 
tolerable good quality. 

** Take a Scots Pint of Linseed Oil, and set it over a 
pretty brisk fire in an iron or copper vessel capable of 
holding three or four times as much. When it boils 
strongly, and emits a thick smoke^ kindle it with a piece 
of })aper, and immediately take the vessel off the fire. 
Let the oil burn for about a minute ; then extinguish it 
by covering the vessel ; after it has grown pretty cool, 
add two pounds of Black Rostn^ and One Pound of 
Hani Soap cut into thin slices. If the oil is very hot 
when the soap is added, almost the whole mixture will 
run over the vessel. The mixture is then to be set 
again over the fire ; and when the ingredients are tho- 
roughly melted, a pound of Lamp Blacky previously 
put through a lawn sieve, is to be stirred into it. The 
whole ought then to be ground on a marble stone, or in 
a levigating mill. 

Though the above receipt is greatly superior to any 
that hath been hitherto pubhshed, all of which are capi- 
tally deficient in not mentioning the necessary ingre- 
dients of Rosin and Soap ; yet it must be acknowledged, 
that Ink made in this manner is inferior in point of 
colour, and is likewise more apt to daub the types and 
make an indistinct impression, than such as is prepared 
by some of those who make the manufacture of this 
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eommodlty thdr mployment ; . to that dther a variation 
in the proportion of the ingredients, a nioety in the mix- 
tim, or some additional ingredieot, seems necessary to 
bring it to the requisite perfection.^ 



Observations on the Receipt Jhr making' Printing 
Ink in the MncydopwcUa Jiritannica. 

The editor of the Encyclopaedia Britannica 

stands alone in not having copied the old and 
useless receipts. The information he obtained 
was eTidehtly from one who knew generally 
the process and the ingredients necessary for 
making Printing Ink, but whether he was 
ignorant of the correct mode of preparing the 
different articles, and their due proportions in 
their admixture, or gave the information to 
mislead, he has given a receipt from which a 
Printing Ink might be made that could be 
worked with, but which, I am bound to add, 
could not be used for respectable work. 

If the boiling of the oil be hurried, so as to 
make it boil strongly as soon as possible before 
trying to set it on fire, as appears to be implied 
in the directions here given, I am afraid that it 
would become so violent as to take fire spon- 
taneously, and become completely unmanage- 
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able» be attended with danger^ and the oil 
would be inevitably wasted. 

The direction is to set tire to the oil, and let 
it bum for about a minute ; this time of burn- 
ing would produce no sensible differeiice in the 
quality of the oil, which with this treatment 
would separate from the colouring matter and 
sink through the paper; the proper point to 
which the oil ought to be boiled and burnt . 
can only be ascertained by repeatedly extin- 
guishing the flame and trying its consistency, 
till it be sufficiently done, which may take from 
half an hour to an hour and a half. 

There is too much soap in the composition, 
which would produce the evil complained of — 
daubing the types and making an indistinct im- 
presrion. It should be added graduaUy, which 
will prevent the oil boiling over. 

The proportion of lamp black is too small, 
which would operate as one cause of the Ink 
being inferior in point of colour. The quality 
of the lamp black is not mentioned. 
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Of making Printing Ink, from Nicholson's 
Dictionary ^ .Cltemistry. 179^- 

' " The general composition of Printers* Ink is well 
known, but the particulars of the process by which Ink 
of the best quality is made are kept secret by the few 
manufactmere of this article. It is probable, that the 
demand is not sufficient to afford inducements for men of 
research to make many experiments on this object, and 
it is not unlikely that much may depend on minute dr. 
cumstanoes in the manaji^ment. 

*^ Grood Printers' Ink is a black paint, smooth and 
uniform in its composition, of a firm black colour, and 
possesses a remarkable aptitude to adhere to paper tho- 
rou^ly impregnated with moisture. It is lemarkablei 
that this composition adheres uniformly to the wetted 
sheep-skin cover of the printers' balls, which a common 
oil paint would not do ; that it quits the wet ball to ad- 
here, to the face of the .dry metallic type, and this so 
perfectly as to leave a new skin bare where the type 
touches it; and that much the greater part of the Ink 
afterwards leaves the type to adhere to the moistened 
paper, but will not if the paper be dry. If the Ink do 
not possess these requidtes, it will not work well, but 
will clog the face of the letter, and give an imperfect 
impression. 

' The* consistence and tenacity of the oil in this 
« * Lewises Philosophical Commerce of ArU.*' 
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compoatioa are greatly increased, and its greasiness di- 
mfnisbed, by means of fire. Linseed oil or nut oil it 

made choice of for this use. The nut oil is supposed to 
be the best, and is accordingly preferred for the black 
ink, though the darker colour it acquires from the fire 
renders it less fit for the red. It is said, that the other 
expressed oils cannot be sufficiently freed from their 
unctuous quality ; whence the Ink made with them dries 
exceeding slowly, is apt to come off and smear the paper 
in the beating and pressing it undei^goes in the hands of 
the bookbinder, or sinks into the substance of the paper 
beyond the mark of the types, and stains it yellow. 

Ten or ttoelve Gallons of the Oil are set over the 
fire in an iron pot, capable of holding at least half as 
much more ; for the oil swells up greatly, and its boil- 
ing over into the fire would be very dangerous. When 
it boils it is kept stirring with an iron ladle; and if it do 
not itself take fire, it is kindled with a piece of flaming 
paper or wood ; for simple boiling, without the actusl 
accension of the oil, does not communicate a sufiicient 
degree of the drying quality required. The oil is suf. 
fered to bum for half an hour or more, and the flame 
being then extinguished by covering the vessel dose, the 
boiling is afterwards continued with a gentle heat, till 
the oil appears of a proper consistence : in which state 
it is called varnish. It is necessary to have two kinds of 
this varnish, a thicker, and a thinner, from the greater 
or lesser boiling, to be occasionally mixed together, as 
different purposes may require; that which answers 
well in hot weather being too thick in cold, and laige 
characters not requiring so stiff an. ink as small ones. 



Digitized by Google 



NICHOLSON'S MBTHOD. 



87 



The tiuekest Varniah when cold may be drawn into 
thieadft like weak glue; by which criterion the wori^men 

jadge of the due boiling, small quantities being from 
time to time taken out and dropped upon a tile for this 
purpose. It is veiy viscid and tenacious, like the soft 
ivsanous juices or thick turpentine. Neither water nor 
ardent spirit dissolves it ; but it readily enough mingles 
with fresh oil, and unites with mucilages into a mass dif- 
fusible in water in an emulsive form. Boiling with caus- 
tic alkali produces a soapy compound. It is by wash- 
ing with hot soap-lees and a brush that the printers clean 
their types. The oil loses from one tenth to one eighth 
of its weight by the boiling into the thick varnish. This 
loss seems to differ in different samples of the same kind 
of oO. Dr. Lewis found that fish oil lost three fourths 
of its weight by this treatment, before it acquired the 
thickness produced in linseed oil. 

The workmen are accustomed to add in the prepa- . 
ration of ten or twelve gallons of oil, as soon as the burn- 
ing is over, a pound or tioo of dry crusts of Breads and 
a dozen or two of Onions^ by which they suppose the 
greasiness to be more effectuidly destroyed. Dr. Lewis, 
with much appearance of justice, doubts the advantage 
of such additions, and that mure especially, as he pre- 
pared the varnish seemingly of a good quality by the 
fire alone. There are other additions of more evident 
effect, namely. Turpentine or Litharge^ both which are 
occasionally used. The turpentine is boiled first by 
itself to a state nearly of resin, and the oil being taken 
from the fire, the hot fluid turpentine is poured in, 
and the boiling then continued to the proper point. 
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Tbi& is somewhat difficult to attain, because the mixture 
is more disposed to grow too thick if over-boiled; 
and is full of little hard grains, probably of lesin, 
if not sufficiently boiled. It is affirmed that varnish 
containing either turpentine or litharge, particularly 
die latter, is more adbeaiTe than other vanush, and pre. 
sents a great difficulty in cleaning the types, which soon 
becoaies clogged. Very old oil requires neither of these 
additions. New oil- can hardly be brought into a pro- 
per state for drying, so as not to set off, without the use 
of turpentine. 

*' Lamp Black is the common material to give the 
black colour, of which two ounces and a half are suffi- 
cient for sixteen ounces of the varnish. Vermiiioa is a 
good red. They are ground together on a stone with a 
niuller, in the same manner as oil paints.^ 



Practical Observations on the Receipt Jbr making 
Printing Ink given by Niehdeon in his Dic^ 

tionary of^ Chemistry* 

Mr. Nicholson was also a scientific man, and 
not a printer ; and he is vnrong in some of his 
preliminary remarks on the properties of Print- 
ing Ink: — he says that it will adhere to the face 
of the dry metallic type so perfectly as to leave 
a new skin bare where the type touches it (this 
refers to pelt balls); now this is not owing so 
much to its adhering to the type as to the con- 
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dition of the ball; for if the pdt has not been 

well trodden or well curried, some portions of the 
face of the ball will be surcharged with moisture, 
and however completely the face of the balls may 
be covered with Ink when hrst distributed, as soon 
as a form is beat with them these portions will 
be completely deprived of the Ink and left bare. 
This effect will also be produced if the balls 
be placed in the rack after being distributed, for 
the moisture prevents the Ink from continuing 
to adhere to the pelts ; — the fact is well known 
to every pressman who has been in the practice 
of working with pelt balls, and is technically 
called Spewing iff Ae Ink ; the remedy is also 
as well known. 

Mr. Nicholson also says, that much the greater 
part of the Ink leaves the type to adhere to the 
moistened paper, but will not if the paper be 
dry. This is not the fact ; for though the face 
of the type would not be left so clear of Ink 
with dry paper as with moist paper with the 
same pressure, yet by increasing the power at 
the press the face of the type may be left as 
clear of Ink with dry paper as with wet paper. 
This is not a theoretical opiiuou of mine, but 
an opinion derived from practice ; for 1 have 
printed thousands of impressions upon dry 
paper with Inks of my own preparmg, where 
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large surfaces were to be covered* aud after 
three or four hundred impressions were worked 
the surface was as clear of Ink nearly as it was 
before an impression was printed* 

T would always cautiously avoid proceeding 
with boiling the oil till it took fire of itself* on 
account of the great danger of its beooming 
unmanageable^ and at the least losing the oil 
and the time in preparing it» besides the risk of 
more serious accidents. It is attended with 
very little trouble to try it occasionally. 

I have expressed my opinion on a thicker 
and thinner varnish from a greater or less boil- 
ing in my observations on FerteVs method of 
making varnish. I have expressed my opinion 
too on turpentine ; and also on bread and onions. 

It is my opinion that whenever there are 
Utile hard grains of rosin in the Ink, it arises 
from a deficiency of heat in the oil after the 
turpentine or rosin is put in; for when it is 
considered that oil is at the temperature of 
about 600'' of Fahrenheit's thermometer when it 
boils« and that rosin is completely melted at 306^ 
it is evident that if the oil be again raised to the 
boiling point after the rosin is inserted, that the 
latter must be melted^ and that there can be no 
small grains of it in the Ink ; of course when 
this happens it must be from mismanagement. 
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Mr. Nicholson does not mention the quality 
of the lamp Uack : — he gives too small a pro- 
portion. 

He specifies no particular quantity of turpen- 
tine or litharge, nor does he mention rosin. 

Upon the whole, this is a vague description 
of the manner of preparing Printing Ink, and 
even if an Ink could be made from it, it could 
not be worked with from the want oi soap in 
the oompositimi. 

It is evident, on perusal, that Mr. Nicholson 
has taken the substance of this receipt from 
Liewis's Philosophical Commerce of Arts ; who 
in his turn took his practical information from 
Breton. The Observations made on those two 
Authors with respect to the preparation will, of 
course, apply to Nicholson's Method. 



In Aikin's Dictionary of Chemistry the pro- 
cess of preparing Printing Ink is avowedly 
taken from Lewis, on which account it is not 
necessary to make any additional observation. 
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The Method of preparing Printing Ink, Jram 

Rees's Cydopcedia. 

For Black Ink, — A hundred pounds of nut or lin- 
seed oil, being redut-cd, by boilinn;, to the consistence of 
a syrup, are cleansed and puniied by throwing into them 
two pounds of coarse bread, and about a dozen onions. 
Nut oil is supposed to be the best,, and is accordingly 
preftrred for the black ink, though the darker colour 
which it acquires from the fire makes it less fit for the 
red. This oil is bailed in an iron pot, capable of hold- 
ing at least half as much more, because it swells very 
iiiucli ; when it boils it is kept stirring with an iron 
ladle ; and if it does not itself take iiame, it is kindled 
with a piece of lighted paper, or burning wood, in order 
to increase its consistence and tenacity, and to diminish 
its greasiness. The oil is suffered to burn for half an 
hour or more; and the flame being then extinguished 
by covering the vessel close, the boiling is afiterwards 
continued, with a gentle heat, till the oil appears of a 
proper consistence, in which state it is called vaiDish ; of 
which there should be two kinds, one more and another 
less boiled; or a thicker and thinner, to be used for dif- 
ferent purposes, and in different weathers. The ml is 
said to lose in being boiled into thick vaiiiish from a 
tenth to an eighth part of its weight ; but different oils, 
and perhaps the same oil in different states, differ in this 
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Kflpect* The desigQ of addii^ the bread and cnuoiia is 
more effectually to destroy the greasmesB; but Dn 

Lewis doubts, whether additions of this kind are of 
much use. They then boil thirty or thirty-five pounds 
of turpentine apart, till Buch time as they find« upon its 
cooling on paper, that it breaks clean, like glass, without 
pulverizing, for it it pulverise easily, it is a sign that 
it is burnt. The oil and turpentine being thus prepared, 
the first is gently poured, halCcold, into the latter; and 
the two stirred together with a stick 'till' they be well 
mixed : after which the boiling is repeated and the com- 
position is jet by, to be used occasionally. The turpen- 
tine is used in order to give a greater body to the varnish, 
and to increase its drying quality ; and with some artists, 
litharge has in this intention been a secret. M. de 
Breton, in the Sncyclopedie, observes, that when very 
old oil is used, neither turpentine nor lithaige are need- 
ful ; but that when the oil is new, some turpentine ought 
to be employed, because, without it, the smearing of the 
paper, by the spreading or coming off of the ink, cannot 
be avoided ; and he adds, that it is much more eligible 
to use old oil than to have recourse to this correction of 
the new ; both turpentine and litharge, particularly the 
last, making the mixture adhere so firmly to the types, 
that it is scarcely to be got entirely off by the ley, whence 
the eye of the letter is soon dogged up. 

Now to proceed to make ink, they take a quantity 
of this mixture, and add to it a certaiii quantity of lamp- 
black, working it up with a kind of wooden mallet, or 
brayer, till the whde be incorporated, and reduced into 
a kind of pulp, which is the ink for use. 
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Where^ note, that iu thickiMW or itrength is always 
to be proportioned to that of die paper, and tlie wannth 

of the weather ; BtroDg paper and hot weather requiring 
strong ink : and that the strength or weakness of the ink 
depends on the greater or the less degiee of ooetion of the 
▼amisfa. Acooiding to M. de Breton, two ounces and a 
half of the lamp-black are suffident for sixteen ounces of 
the varnish. — Lewis's Commerce of Arts, p. 371. 

For Red Ink, they use the same materials as for 
Hbekf excepting only, that instead of lamp-blaek, they 
add a proper quantity of vemiUon. Some hold, that, 
by mixinor and incorporatin cr tlic bif^ness of a nut of fish- 
glue, or brandy, or the white of an egg, with the ink, the 
TermiUon acquim a greater lustre.- 

As the directions for making Printing Ink 
in Rees's Cydbpsedia are taken from Breton 
and from I^ewis, the observations which I 
Uiought it necessary to make on those receipts 
will equally apply to this, and thus render it 
unnecessary to repeat them. 
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The Manner of maMng V arm ah for the Coni' 
position Printing Ink. TranskUed from 
The Manual ^Printing, ParU, 1817. 

Printing Ink i« composed of two things; namelyi 
varnish and lamp black. For making this varnish it is 

necessary to have an iron or a brass pot, of which some 
are manufactured for tlie express purpose, large at the 
bottom and narrow at the top, with a handle at each side 
to pass a stick thn>ugb» in order to carry it from place 
to place. As the oil is liable to catch fire in boiling, it 
is necessary that the cover should £t exactly > in order to 
extinguish it. 

We must not much more than half fill our pot, as the 

oil increases in measure as it warms, and there is danger 
of its overflowiDg into the fire ; this requires attention^ 
and we shall speak of it hereafter. 

There are but two sorts of oil which it is proper to 
make varnish; namely, linseed oil and nut oil: every 
other kind of oil is worthless, being too greasy ; and Ink 
made from them always macules the impression, and 
turns yellow after bang some time printed. Notwith- 
standing these objections, rape and hemp oils were for> 
merly used, but only in the printing of Almanacs, and 
other such works of low price, where a fine impression 
was not of importance. 
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Having thus put into the pot the quantity of oil which 
we have said^ plaise it on a dear fire, such as ia desirable 
under a pot of soup, until the oil is well heated, and 

in an inflammable state; that is to say, two hours, or 
thereabouts. 

At this time throw in a crust of bread, in order to 
absorb the greasy parddes of the oil, which it effects, 
and is itself converted into charcoal ; as soon as this 
crust is withdrawn, repkce the oil on a small fire for the 
space of about three hours; after which time, to know 
if the oil be suffidently done, take a little out with an 
iron spoon, and let a few drops fall on a slate or tile, and 
as soon as the drops are cool touch them with the finger, 
and if the cal draws out in threads like weak glue it 
is evident that it is suffidently done, and that it is no 
longer oil but varnish; if it does not yield this sign it 
must be replaced on the lire until it afibrds the desired 
proof* 

The varnish bdng thus made, leave it to cool iii the 

same pot until the next day, then pour it into the vessel 
in which you intend to make the Ink. 

As it may happen that the varnish may be too strong 
to make Ink in winter, the precaution ought to be taken 
of drawing a proportionate quantity off an hour after the 
crust of bread has been withdrawn from the pot, in order 
that you may possess the means of weakening the var» 
nish, if it should prove too strong; and this will also 
serve for printing copper plates. 

It must, however, be particularly noticed Uiat the oil 
which is drawn off be suffidently done, or it mH make 
the impressions that are printed with it ydlow and sticky. 
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aod very much discharge or set off: this we perceive 
when the balls do not ding together in distribudog, and 
it is a fault against which we ought particularly to guard. 

As durino; this process the oil is extremely liable to 
take fire, principaiiy when it is about to be converted into 
varnish, we most use the following precautions: — 

As soon as we have phu^ our pot of oil on the fire, 
we must take some cloth, generally coarse linen, and 
after having immersed it in water, and wrung it well, 
fold it in four or five thicknesses, and leave it to drain, in 
order that if you are obliged to use it you may not mix 
any water with the oil, for this would increase instead of 
extinguishing the fire. 

A strong stick must be provided, ready for carrying 
the pot in case of the ml catching fire, in order that 
necessary things may not he wanting when the moment 
oi danger arrives, as there is great risk of the fire aug- 
mentmg too strongly to be extinguished. 

When it is perceiTed that the ml is becoming so hot 
that there is danger of its overflowing the pot, or when the 
oil has caught fire, the cover must be instantly placed 
on the pot, the stick passed through the handles, and 
carried into the open air. If it be in a garden that the 
oil is boiled, lift it a little distance from the fire, observing 
to carry it in such a manner as to prevent any flame 
that may arise through a vent of the cover from injuring 
the persons who convey it, and then let it be placed very 
gently on the ground, for fear of oversetting it. 

When the pot is thus placed on the ground in a very 
even places the cover ought to be lifted off with a stick, 
for fear of the person being burnt by the fiame, and the 

G 
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oil suffered to burn briskly ; if it sbouki burn so briskly 
«$ to thnatea to w&Baw the pot the cover must be put 
cm again immediately ; if that is not sufficient to extb^ 

guish the fire, the wet cloth must be tlirown on in such 
a way as to exclude the air; aod thus it must be left till 
a black and thick smoke is seat risiDg all nmnd the fxic, 
which may take place in about half a quarter of an hour; 
and by using these precautions the rihk of being burnt is 
uot incurred, nor that of overturning the pot» which has 
often happened through want of due oars* 

There are some printers who contend that it is neces- 
sary to put turpentine into the oil, sayini^ that it renders 
the Ink more strong ; that it hinders the impression from 
discharging ; and that it dries sooner : all this is incon- 
testable; but they do not consider the accidents which it 
may cause, and which we shall proceed to show. 

1st. When the turpentine is not done precisely as it 
ought to l>e, mixing it with the oil makes the Tarnish so 
strong and thick that it tears the paper upon the letters 
of the form, and fills them up In a little time. 

2dly. When the turpentine has been properly pre- 
paredy it is sufficient to say that it is like a strong liquid 
paste, full of little grains, like sand, which nerer can be 
separated from the varnish, and rest at the bottom of 
the pot; so that when we come to use it, we ought 
not to wonder that the little gndns fill up the letters of 
the form. 

The turpentine is done separately in a pot, and ought 
absolutely to be hoikd in the open air, because it catches 
fire so easily, and it is so diiiicult to extinguish. When 
the turpentine has besn upon the fire about two hours 
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take a small piece of paper and dip it in the pot; H it 
bveaks clean when it b dry and will not rub off the pa^ 

per like dust, it is a proof that it is sufficiently done. 
Then remove the pot of varnish from the 6re, put in 
the turpentine, and mix them together with an iron 
ladle ; aUter which replace the varnish on the fire for a 

quarter of an hour, stirring it round at intervals, in 
order tliat the varnish may be well mixed with the 
turpentine. 

Those who do not use the turpentine, for the reasons 

which we have assigned, make their provision of oil from 
one year's end to another ; for the older it is the sooner 
it is done, and by this precaution the varnish is not sub- 
ject to macule the impresmon. 

The manner of making Smoke Blacky attd of mixing it 
witk the Vamiih for making Printing Ink, 

Smoke black is the fume of pitch resin burnt and 
collected in a little chamber, well enclosed, and hung 

entirely round with sheep skins, and then shaken off'* 
As it is dangerous to manufacture this black within 
a house, it is better to construct a little tent, with a roof 
of tiles, a short distance from any dwellings. , 
Those whose occupation is to make this black call this 
tent a Sao-f^oir^ It is constructed of four little rafters, 
of three or four inches squarci and of seven or eight, 
feet high, supported by two transverse pieces of wood 
on each side, one at the bottom and one at the top, the 
same as in a bedstead, with a little door, but so low as 
not to admit of entrance but by stooping* 
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Sometimes the saoJi^mnr k constructed large, accord- 

ing to the pleasure of the proprietor: the roof of the 9ac 
is fonne<l of planks, well joined together; some persons? 
make the floor io the same maoiiery but as there is much 
daager that an accidental spark might oommumcate fire 
it is better to have it of square tiles of earthen ware well 
joined. Cloth is then stretched from each side of these 
rafters as strongly as possible, and fastened with small 
nails two inches apart. It is necessary to fill up the 
▼ents on all sides, by pasting strips of strong paper 
upon the cloth on the outside, and tlie same upon the 
joints of the floor^ and round the edge of the bottom, 
in order to prevent the fumes escaping, as these fumes 
make the black. 

The sac^noir being thus erected and arranged, an 
iron pot must be taken, which, for fear of setting it on 
fire, must be proportioned to its size : this we fill with 
pitch resui up to nearly an inch of the brim, broken be- 
forehand into pieces of about an inch square. 

The pitch resin being thus in the pot, place it in the 
middle of the sac-a-noir^ set fire to it with paper, and 
when it is well lighted shut the door, which ought to be 
well joined and carefully stopped, either with paper or 
cloth. 

When the pitch resin is entirely consumed, and all the 
smoke attached to the interior of the ioc^Awnr, which 
can easily be known by the outside bdng entirely cold, 
it is necessary to strike it on the top and all round the 
exterior, to make the black fall within. 

When all the black is fallen, which takes place in 
about half a quarter of an hour, the door must be 
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opened, and tbe black swept into a heap with a h*tt1e 

broom, and put into a suitable vessel; and the sanie 
routine repeated. 

The operation of filling the pot and burning the re&in 
can, however, be repeated as often as the manufacturer 
chooses without its being necessary to shake down and 
collect the black each time. The precaution of cover- 
ing the pot jnust always be taken before the black is 
shaken down, to prevent its falling in. 

Sometimes it happens tliat in gathering up the black 
from the iioor we collect with it particles of dust, gravel, 
or some other thing detrimental to it. In this case it 
must be put into a vessel with water, when the dirt 
will fall to the bottom, and the black remain at the top. 

Thus we see the manner in which smoke black is made 
for the use of printing. 

Of mixing the Black wUh the Varnish to make Ink* 

To mix the black with the varnish it is necessary to 
pour the varnish into a little vessel in which is the smoke 
black, for every other kind of black is good for nothing 
for printing ; the lighter it is the better. The greater 
quantity there is put in, the thicker is the Ink : this is 
the reason why more must not be put in than is neces- 
sary. It must then' be stirred very hard with, a: stick 
made expressly for the purpose, in order that the black 
may be well mixed with the varnish, and the whole re« 
duced to the conastence 'of a paste, when it must be 
taken from the (ire. Let it be remembered, that each 
time a portion is taken from it and put on the ink 



Digitized by Google 



102 



OJN PRINTING INK* 



table for use, that it must be well rubbed out with the 
brayer. 

It must be obflenred that the inking table ought to be 
well cleaned, because there generally collects upon it par- 
ticles of hair, wool, or other such matters. 

When it is thought desirable to mix the Ink upon the 
•ink table of the press, five ounces of smcke black are 
generally put to two pounds of varnish, avoirdupois 
weight ; but as this cannot be reduced to an exact rule, 
as the black varies in heaviness, and the vannsh in con- 
^nstence, two measures ought to be used, and kept ex- 
pressly for the purpose, one for the varnish, the other 
for the black, having first arrived at a certainty respect- 
ing each quantity ; and by these means it will be easy 
to continue mixing the Ink of an uniform blackness and 
thickness. 

Thus having put on the ink table the respective 
quantities of black and varnish which are necessary, 
they must be mixed together in the manner we liave 
before described. 

lied Ink, 

In making red Ink, the same varnish is used as for 
black, except that it must not be so strong, and instead 
of the black 8ome dnnabar or vermilion must be put in, 
which ought to be well mixed on the marble, (this is to 
be understood when it is mixed on one,) and afterwards 
on the ink table, in the same manner as we have de- 
scribed in speaking of the black. To this must be 
added a piece of ismglass, the sise of a not, which has 
been steeped four and twenty hours in brandy, wiiich 



Digitized by Google 



fR£NCU MANUAL OF PiUNTING. lOd 

renders the lak verjr lustrous. Thk Ink ought to be 
stirred every morning and aftemooo, in order that tbe 

red and the isinglass my be well nuTed witii the varnish. 
A crust generaUy forms on the top of tlie Ink when it 
has not been uaed Idr aome time, to prer^t whidtaome 
water must be pot on the Ink table» and kept there 
until the Ink is required for use, when it most be 
thrown awaj, and the Ink stirred as usual. Thus may 
be seen tbe best method of making red Ink. 

Of the black which is used for copper plates^ contrary 
to that designed for letter-press printing, the heaviest is 
the best; and this is the method of making it : — some 
dregSy grounds^ or lees of wine must be had, which be^ 
ing well dried, must be buint in the middle of the fire, 
and when reduced to charcoal extinguished in water. 
Tliis is stirred into the varnish in the same manner as 
the vermilion, observing only, that it is much more 
liquid than that used for letter-press printing. 

My principal reasons for translating and in* 
serting this receipt are, that Mr. T. C. Han- 
sard has given it in the original language in bis 
** Typographia," and spoken of it in terms of 
high praise; and that the Englisli reader might 
have an opportunity of judging of its merits : 
but as it does not to my apprehension bring 
forward any new facts beyond those given by 
Moxon, Fertel, Breton, and Papillon, and as it 
appears to have been derived from the two 
last, the observations I have made upon their 
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methods of preparing Printing Ink will apply 
equally to this receipt* 

I have collected together and inserted every 
receipt for Printing Ink which has been given 
to the world, and that could be said to possess 
the slightest claim to notice on account of the 
respectability of the authors or of the works in 
which they appeared. Thus in the preceding 
pages will be found the result of ail the practice 
and all the experiment which has borne upon 
the subject, and I have given them, not for the 
sake of their own intrinsic merit, or with any 
probability of real usefulness, but because I 
wished to lay before my readers at one view 
the extent of what had been done before I 
added my labours to those of my predecessors. 
Others there certainly are, but as they would 
only serve to swell this volume without adding 
any information, I leave them, and proceed to 
unfold the result of my own practice, trusting 
that the years which have been devoted to the 
subject may have enabled me to leave it in a 
far different state from what I found it when I 
commenced my research. 
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CHAPTER III. 

ON THE MATERIALS AND IMPLEMENTS FOR MAKING 
PRINTING INK, WITH OBSERVATIONS. 

Printing Ink is a composition, formed of 
two articles; namely. Varnish and Colouring 
Matter. 

The varnish may be either in its natural 
state, as the vegetable balsams; or a com- 
pound, as generally used, formed of oil, rosin, 
and soap. 

The colouring matter varies iii black Ink, 
according to the quality of the Ink; and in 
coloured Inks, according to the tinct required. 

In the following pages I shall enumerate the 
ingredients^ with observations on their proper- 
ties; the method of preparing the varnish ; the 
preparation of black Ink of different qualities^ 
and a variety of coloured Inks ; with an enu- 
meration and description of the necessary im- 
plements. 
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Unseed OiL 

Liiiseed oil is so generally used as the basis 
of the yarDish» and answers so well for general 
purposes, when properly prepared, that it does 
not appear necessary to speculate on the pro- 
perties of other oils for this purpose. It is 
. generally allowed that the older it is the better^ 
for making varnish. 

It will be observed, that in the receipts for 
making Printing Ink which have been pub- 
lished, and which I have given in the preceding 
part of this Treatise, the French prefer nut 
oil to linseed oil, but they do not specify in 
what particulars its superiority consists ; and as 
nut oil is not in this country an article of 
commerce in a large way, it might not always 
be procurable with facility. They also men- 
tion rape oil, hemp oil, and other vegetable 
oils as worthless for making vainish for Print- 
ing Ink. 

Moxon, in the Dutch method of making 

Printing Ink, mentions linseed oil only, which 
he says should be old, the older the better; 
Fertel says " there are but two sorts of oil 
which are proper for making varnish ; namely, 
linseed oil and nut oil," and he does not express 
any opinion of a preference to either ; Breton, 
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m qieakmg of the qualities of nut ihI and lin- 
seed oil, is not consistent — in one place he says. 
Linseed and nut oils are the only propar ones 
for making good Tarnish for printing ; that of 
nuts merits the preference in every respect.** 
In another place The weak tarnish can be 
made at the same fire as the strong, but in a 
separate Yessel : we can thus employ, and it is 
my advice, for this varnish linseed oil ; because 
that in preparing ii ketjis a clearer c(daur, and 
dog9 lesg thm nut oil/* Subsequent writers 
have not noticed this discrepancy, but have 
continually given the preference to nut oil» on 

liis autliority in his first assertion, without fur- 
ther examination. In my opinion his second 
passage is dedsively in favour of linseed oil — 
for that varnish must be the best, ceteris pa> 
ribus, that is of the clearest colour and dogs the 
letter the least in working, two qualities essen- 
tial to good Printing Ink. 

Sosin, 

The rosin that is used in making varnish for 
Printing Ink is either black rosin or amber 
rosin, but amber rosin is the most generally 
employed, as being more common in the mar« 
ket than the other. 

It is an important article in the composition 
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of good Ink^ as by meltiiig it in the oil, when 

that ingredient is sufficiently boiled and burnt, 
the two articles combine and form a compound 
approximating to a natural babam, which, per- 
haps, is the best varnish for Printing Ink that 
can be used. It prevents the oil separating 
from the colouring matter and staining the 
paper, and gives a bindmg quality to the Ink 
which prevents its smearing; and this taiaci- 
ous quality may be qualilied to any degree, as 
will be observed under the next article. 

I noticed in my Observations on FertePs me- 
thod of preparing Printing Ink, where lie says 
the turpentine after it is done is full of little 
grains of sand, which never mix with the var- 
nish, but rest at the bottom of the pot, and fill 
up the letters of the form, that I thought tbey 
were deceived by appearances, and that the oil 
did not boil, otherwise it would have been 
completely melted by the heat of the oil; I 
am confirmed in this opinion by the following 
passage : — ** Resin fuses at 276* Fahrenheit ; is 
completely liquid at 806^ and at about 316° 
bubUes of gaseous matter escape, giving rise to 
the appearance of ebullition. By distillation it 
yields empyreuinatic oils: in the first part of 
the process a limpid oil passes over, whicb rises 
in vapour at 300' F., and boils at aeo""; but 
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subsequently the product becomes less and less 

limpid, till towards the close it is very thick. 
This matter becomes limpid when heat is em- 
ployed, and boils at about 500° F." — Turner's 
Elemenis af Chemistry^ p. 723. ^ edit. 18S1. 

Linseed oil requires a heat of 600* F. to raise 
it to the boiling point, so that it appears evident 
that roshiy which becomes conipletely liquid at 
306° must entirely dissolve in boiling linseed 
oU,— and turpentine prepared in the manner 
described becomes rosin, — and that when these 
grains are in the varnish the oil could not have 
been so hot as even 306" when the rosin was 
mixed with it. My reason for dwelling on this 
point is to observe, that the varnish should not 
be kept on the fire at this great heat longer 
than is necessary to unite the rosin with the oil 
perfectly, otherwise it will become too strong, 
owing to the evaporation which would take 
place from the rosin* 

Soap, 

This is a most important article in the pre- 
paration of Printing Ink, and what is surpris- 
ing, it is not noticed in any of the old receipts 
that have been published; the Encydopasdia 
Britannica is the only work i iiave seen that 
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mentions it ; and the use of it in England is 
kept a profound secret 

It may be fairly presumed, that neither 
Moxon, when he published the detailed ac- 
count of the Dutch method of makiug Print- 
ing Ink, nor any of the French writers* 
knew the use and value of this material ; 
and this presumption explains why the old 
printers were obliged to knock up thdr baUs 
so often ; why they were obliged to wash their 
forms so frequently and with hot lie; and 
why tliey directed water to be put over their 
Ink, to prevent it skimming over: — for th0 
want of soap in the preparation would cause all 
these imperfections — without it the Ink would 
accumulate on the face of the typ^» so as to 
completely clog it up after a comparatively 
few impressions were printed ; it would dry so 
hard on tlic types as to require to be frequently 
washed with hot lie to dean it, which would 
be attended with great trouble and delay ; and 
would cause the Ink to skin over, which would 
oocanion waste, and also cause picks in the form 
in working, that would spoil the appearance of 
the work, and give great trouble to the work- 
men ; and would also harden the balls in such 
a manner, as to make it necessary to take the 
pdts off and steep them every dinner time and 
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every night when the pressmen gave over work,; 

which was the custom when Ink was prepared 
without it. In fact, without soap Printing Ink 
at the present day could not be used. I have 
only reasoned on printing by means of presses ; 
with machines^ which require a weaker Ink 
than presses, it would be totally impossible to 
use it. 

Its properties are — to cause the Ink to ad- 
here uniformly to the face of the type, and to 
give it a complete coating with the smallest 
quantity ; to cause the Ink to leave the face of 
the type dean, and attach itseli' to the damp 
paper by the action of pressure, and during 
the process of printing to continue to do this 
through innumerable impressions ; also to cause 
the Ink to wash easily off the type; and to 
prevent the Ink skinning over, however long 
it may be kept. 

For black and dark coloured Inks the best 
yellow or turpentine soap may be used; but it 
should be well dried. For light and delicate 
coloured Inks curd soap is preferable, which is 
white, and does not affect their tincts. 

If too great a proportion be used, it has a 
tendency to render the colour unequal where 
a large surface is printed ; to spread over the 
edges of the types, so as to give them a rough 
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appearance; and to prevent the Ink drying 

quickly, and to set off when pressed. The proper 
proportion is when the Ink will work clean, 
without any accumulation or clogging on the 
surface of tiie types or engraving, and then the 
impression will be dear ; if the proportion be 
greater, the eiilct just described will be pro- 
duced. It thus corrects, to any extent re- 
quired, the binding quality of the rosin in 
the varnish. 

It appears to me that the use of this article 
in the preparation of Printing Ink, which is 
now indispensable, is a modern addition, and a 
great improvement; for I am persuaded both 
Moxon and Papillon would not have omitted 
to mention it if they had been acquainted with 
its valuable properties, from the frankness and 
openness with which they both communicated 
their information, the one, m all that was con- 
nected with printing in his day ; and the other, 
in what related to engraving on wood, and the 
procebs of printing the subjects when engraved, 

Lamp Black. 

This article varies very much in quality, and 

equally SO in the proportion that is required for 
a given quantity of Ink; so that any directions 
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must be fallacious which do not specify the 
kind of lamp black to be used. 

There are two kinds ; Mineral Lamp Black, 
and Vegetable Lamp Blacks 

Mineral lamp black is much the heaviest, and 
it requires a much larger proportion of it, by 
weight, to make an Ink of the same consist- 
ency than it does of vegetable lamp black, and 
is not suitable for Ink of a fine quality ; but I 
have found in practice that it answers very well 
in certain proportions for inferior Ink. 

It looks blacker in the powder than the 
vegetable black, but is not so when mixed with 
the varnish. It is in general foul, having ex« 
traneous matters in it, owing, I suppose to the 
material from which it is made, and to the pro- 
cess, and also to the lowness of the price not 
allowing the manufacturer to be at the trouble 
of deauing it. 

VegekMe lamp black is much lighter than 
the mineral, and that which is the lightest is 
estimated as the besL This article varies much 
in the proportions that are requisite to make 
Ink of the same strengtli ; I have found tliat 
that which is sold in firkins takes by far the 
most varnish, and it is said to be the best that 
is made as an article of commerce. The price 
of this sort will allow it to be used only for 

H 
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fine Ink. There are still higher priced lamp 
blacks, which of course would be restricted to 

very select Tiiks. 

If more then a just proportion of lamp black . 
be used it will cause the Ink to smear, however 
long it may have been printed, and also set off 
under the bookbinder's hammer; and this effect 
must of consequence take place if the quantity 
be more than the varnish can bind: this fact 
shows that the thickest Inks are not always 
the best 

The process of making lamp black may be 

seen in Fertel's receipt, in that translated from 
the Encyclopedic, and also in that from the 
Printer's Manual, a French publication. In 
Engknd they line the chamber in which it 
is made with coarse green baize or flannel, 
instead of sheep's skins with the wool on, as 
is recommended by the French writers. 

Ivory BImk. 

Ivory Black is too heavy to be used alone as 
the colouring matter for black Printing Ink, 
but it may be used with great advantage, in a 
certain proportion, which may be ascertained by 
adding it after the Ink is made, and grinding it 
on the stone, taking care not to use too much 
at the first, for select purposes ; for instance, if 
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atl engraviilg on wood is required to be printed 
in a very superior manner with black Ink, so 
as to produce the best effect that is possible, 
thm ivory black, with the other ingredients 
necessary for the composition of fine Ink, will 
be found valuable, A difficulty, however, arises, 
of how it is to be procured, for the ivory black 
of commerce is not of sufficient blackness to pro- 
duce this effect; and the printer will not h6 
able to purchase an article that will answer the 
purpose. 

The process by which this article, of the most 

intense blackness, may be prepared, and I have 
made it from this receipt, when it was as supe- 
rior td the very best that could be bought as 
that very best was to the common ivory black 
of commerce, I shall now describe. 

Provide a crucible, of a size proportioned to 
the quantity of black that may be required, and 
fill it with small pieces of ivory, which may be 
procured at table-knife cutlers, and are sold by 
the pound ; the finest grained ivory I have ob- 
served makes the best black; close the top of 
the erudble with a cover that fits dose, and 
that will bear a strong heat, or, in lieu of such 
a cover, close it with wc41-tempered clay ; then 
place it in the middle of a hot fire, where every 
part of the crucible may be expoi>ed to as equal 
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a heat as possible, and let it remain till it is 
burnt to a charcoal to the centre; it should 
then be taken out of the fire and suffered to 
cool gradually. When the ivory is taken out 
of the crucible^ it will be found that theoutside 
of those pieces next to the sides will be burnt 
too much, and will be white, but the inside of 
them and that in the middle of the crucible will 
be of the most intense blackness. As the dif- 
ferent pieces may vary in the intensity of the 
blackness, the most perfect should be picked 
out, any whiteness or discoloration on the out- 
side be scraped off, and that sdlected reduced to 
a powder, when an article the most perfectly 
black that perhaps it is possible to make will 
be produced. 

If it should happen to be wanted in a situa- 
tion where a crucible could not conveniently be 
procured, enveloping the pieces of ivory witli 
day, and burning it as above described, will 
produce the same effect. 

Prussian jBlue, 

This article used sparingly greatly improves 
Printing Ink, by giving it a greater depth of 
colour ; but if the due proportion be exceeded 
it gives the Ink a coldish appearance. The 
best will be found to be the cheapest, as it goes 
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further and produces a better tone than the 
common. It does not affect the working of 
black Ink, either in the smoothness or clearness 
of the impression, but it requires a great deal 
of grinding to make it fine. 

Indigo. 

This article produces the same effect as prus- 

sian blue, and may be substituted for it ; or 
equal quantities of both may be used, which 
mixture, 1 think, produces a blacker Ink than 
when used separately. I am aware of the evils 
arising occasionally from the mixing of colours, 
but I have not perceived any bad effects from 
these two colours being used together in Print- 
ing Ink. I have not observed tliat indigo any 
more than prussian blue atiects the Ink in its 
quality of working well. 

Indian Red, 

» 

To give a rich tone to black Printing Ink, 
and to take away the cold appearance of .the 
black when prussian blue and indigo are used, 
some additional colouring matter is necessary ; 
and I have found that Indian red has answered 
the purpose remarkably well : it possesses a 
depth of colour of a purplish reddish-brown> 
which MTith prussian blue or indigo adds con- 
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siderably to the intensity and richness of ap- 

pearance of the Ink. It works free and dean, 
and the price of it is moderate. 

Carmine or lake might perhaps produce a 
superior eit'ect, but their high price precludes 
their use; and besides the lake of commerce 
does not possess sufficient deptli of colour to give 
a richness of appearance to an intensely black 
Ink. This I shall notice when I come to treat of 
coloured Printing Inks, and give a receipt fot 
making a lake of greater intensity of colour* 

Balsam Caj^m* 

This is a most valuable article, without any 
preparation, as a varnish for Printing Ink ; but 
then it must be old, and pure. With this hal- 
^m, a due proportion of soap and colouring 
matter, and a stone and muller, any printer 
may at the moment make Ink of the most 
supericHT quality without any risk, and witli 
very little trouble; the knowledge of which 
he may find of great service when he has any 
thing to print in a peculiarly neat manner. 

It may not be improper to mention, to avoid 
disappointment, that I never purchased any 
balsam of capivi at an apothecary s shop that 1 
could use as a varnish for Printing Ink : it was 
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always thin and weak, and would not work 

clean ; and the same complaint lias been made 
to me by others who haye used it on my leoom- 
inendation. That which I purchased at Mr. 
Allen's, Plough Court, Lombard Street, Lon- 
don, never failed me; it was always of the 
same consistence, uiviibrmly appearing to be 
the genuine balsam improved by age. 

In the second volume of Aikin s Chemistry, 
Article Rssm, is the following account of it 

Balsam of Capivl or Copaiba is a dear ydlowish 

resinous juice, about the consistence of thin treacle, 
which flows in considerable quantity from incisions 
made in the bark of a large tree of South America, the 
Copaifera OfficimlU. 

** This balsam has a very agreeable smell and a pun- 
g^t bitterish taste. It grows stiffer by long keefung, 
bot never concretes into a solid. It dissolves totally in 
alcohol. Wben distilled with water it yields nearly lialf 
its weight of essential oil, and a brittle inodorous resin 
is left. It appears therefore to be a natural oombinft- 
tion, simply of redn and essential oiL^ 

This natural baUani possessing such valuable 
properties as a varnish in the preparation of 
Printing Ink, appears to point out to us that 
the next best composition for a varnish for this 
purpose, is that which approaches the nearest 
to it in quality ; and our present varnish, when 
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properly prepared, seems to approximate suffi- 
ciently near to answer every necessary purpose. 

Ca$mia Balsam. 

This is also a natural balsam, and may be 
useful to a certain extent in the preparation of 
Printing Ink, but not so generally as balsam of 
capiviy as its properties are a little varied. It 
is much thicker, and dries sooner, than that 
balsam, which properties would prevent its being 
adopted alone as a varnish ; but for a strong Ink, 
a small proportion may, perhaps, be mixed with 
balsam of capivi to advantage, and also with 
the regular varnish/ 

These natural balsams have so little colour 
that they do not affect the Inks whose tincts are 
light and delicate, and they also dry slowly, on 
which account there is no danger of the Ink 
made with them skimming over. This pro- 
perty, whatever opinions may be held to the 
contrary, is an advantage ; for smearing is not 
attributable to this cause, but to too great a 
quantity of Ink being used, and that Ink con- 
tmning too great a proportion of colouring mat- 
ter, and also not being impressed on the paper 
with a sufficient power to fix it firmly on the 
surface, and this deficiency of power obliging 
the workmen to use a greater quantity to jm>- 
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duoe the denred colour: but, when the ma- 
terials are duly proportioned, it requires only a 
veiy small portion of Ink to coat the surface 
of the type, and when that Ink is finnly hn- 
pressed on the paper by means of sufficient 
power exerted by the press or machme, the im- 
pression will not smear when it is just printed, 
in the usual way of handling it Master 
printers are anxious at the present day to pro- 
cure an Ink that will dry immediately, but if 
this property were given to it, they would be 
again disappointed, for the Ink would work 
foul, and the workmen would neither be able 
to produce good work, nor to proceed with 
despatch, as the form would require to be 
washed frequoitly, as was the case before soap 
was used — in short, I hold that it is impossible 
to produce an Ink that will dry very quickly 
and also work clean to enable the pressman to 
proceed with his usual quickness. 

I use the word machine, as implying cylin- 
drical printing, with steam as the moving power 
generdly, in contradistinction to presis, which is 
worked by manual labour. 

■ - * 

* 4 
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Implements. 

It is necessary to have an iron boiler, of a 
capacity to contain at least double the quantity 
of oil that is meant to be boiled ; as I would 
never venture to naake varnish with the boiler 
more than half full of oil, on account of the 
risk incurred of its rising and boiling over the 
top ; in fact, one third full would be saf^, and 
cause tlie oil to be more manageable in caiie of 
an accident. 

The iron boiler must have three feet, and 
may be set on three bricks, to raise the bottom 
from the ground, so as to enable the fire to 
burii, and surrounded by a circle of bricks, to 
keep the fuel from spreading about» and to 
confine the fire und^ the boiler ; it should also 
have two lugs, either to suspend it over the 
fire by means of a bow, or to Uft it ofi^ the fiie 
by means of iron hooks when set on bricks, 
when it is necessary. It may be suspended 

over the fire by the bow witli a hook at the 
end of a chain affixed to a triangle. 

The boiler should have a cover made to fit 
dose but not tight, so tliat it may be put on 
and taken o£P with facility. It should have a 
handle at the top, by which it may be taken oif 
with a stick ; for after remaining on the boiler 
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some timey for the purpose of extinguishing 

the flame, it will be found too hot for the hand. 
This cover may be made either of ironplate or 
tinplate. 

An iron spatula should be provided, to stir 
up the oil during the process, as well as to take 
out a few drops, from time to time, when it is 
necessary to try its consistence, and to stir it up 
when the rosin and soap are added ; as also to 
mix the colouring matter with the varnish. 

It will also be necessary to have an iron ladle, 
large in proportion to the quantity of oil boiled 
at one time, with a long handle, to take out a 
portion if the oil should rise and be in danger 
of running over, from having too brisk a lire, 
as I shall describe in treating of boiling the oil ; 
and it will also be requisite to lade the varnish 
out of the boiler, when it is completed. 

A stick, about a yard long, with a cleft in 
one end will be found useful, when the oil is in 
a state to bum ; as by putting a piece of paper 
in the deft the oil may be set fire to without 
any risk of burning the hands or face. 

Neither should a piece of slate, a plate, a 
tile, or a few oyster shells be forgotten, to put 
a few drops of the oil on occasionally, in order 
to ascertain when the oil is sufficiently boiled 
and burnt. 
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ON THE PREPARATION OF BLACK PRINTING-INK 

OF DIFFERENT QUALITIES. 



After having thus gone through the preli- 
minary matter which appeared to me necessary 
to clear the way to the subject of making Print- 
ing Ink» including the directions of those who 
had previously written on the subject, which 
the reader will perceive are of no .value, but 
which will enable him to give them a trial if 
he thinks proper, I shall now proceed to give 
the results of my own experiments ; and I feel 
justified in saying that I am the first jKisou 
who has treated this subject in a practical way, 
and laid before the Public the qualities of the 
different articles, and the process by which 
Printing Inks may be prepared — from that 
which is proper for book work generally, to 
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that of the finest quality — without disguise 

or reserve. 

I shall in the first place treat of black Print- 
ing Inky then of coloured Printing Inks, and 
lastly I shall briefly observe on those Inks that 
change colour on the application of an acid» 
and which are used for Cheques on Bankers, 
to prevent any fraudulent alteration. 

iViii/tx^ Ink far General Purpom^ superior to 

that Kmictlh/ sold at T'wo Shillings and Six^ 
pence a I^ound, 

Having previously described the materials, 
and the apparatus necessary for boiling the oil, 
I shall now proceed to the process of making 
the varnish, and afterward to preparing the 
Ink ; taking the proportions for a small quan- 
tity tliat would be easily managed, and would 
be convenient to printers in generaL 

A boiler being placed upon three brickbats^ 
and surrounded by a circle of bricks, to confine 
the fire, placed a little apart from each other, to 
admit a current of air to the fuel, put into it 
six quarts of linseed oil, then light a coal fire, 
using plenty of wood in <»rder to make it burn 
briskly, and keeping it up lively and steady. 
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but not very violent. After the oil has been 
some time on the fire, it begins to simmer^ and 
small bubbles arise; it soon after has the ap- 
pearance of boiling, and the bubbles increase in 
number ; but as the oil gets hotter this appear- 
ance ceases; the bubbles disappear, and the 
surface becomes smooth and unruffled : after 
this it begins to emit smoke ; it begins to boil, 
and it smells very strong ; and if the boiling be 
prolonged a scum arises : it should now be care- 
fully attended to, and frequently tried with a 
piece of lighted paper, to see if it will take fire, 
which it will not do in tliis state, unless the 
flame of the paper be carried down to the sur- 
face of the oil. 

It is a considerable time before it will take 
fire, but after the smoke begins to arise it should 
be tried frequently, as it is more manageable 
when taken as soon as it will bum. When the 
vapour begins to be inflammable, it takes fire 
with a few flashes, which may be distinctly 
heard, altiiough not seen, and these flashes im- 
mediately dear away the smoke. In a little 
time these flashes become stronger, may be seen, 
and continue flashing a short time: I would 
now advise that it should be taken off the fire 
and placed on the ground, set on fire and kept 
stirring with an iron $patula» which exposes 
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fresli surfaces to the atmosphere, and keeps tlie 
flame in. This burning increases the heat of 
the oil» and also increases the flame, so that it 
will be necessary to cover it occasionally, for 
the purpose of extinguishing the flame, and 
trying its consistence. This may be done by 
dipping the spatula into the ojU, and dropping a 
little on an earthen plate, &c which will soon 
cool. If it do not draw out into strings, on 
touching it with the finger, set fire to it again, 
and keep repeatedly trying it, and continually 
stirring it up with the spatula; when it will 
draw into strings about half an inch long, on 
touching it with a linger and withdrawing it 
from the plate, it is burnt enough for an ink 
sufficiently good for book work generally ; the 
cover should then- be placed on the boiler, and 
tbe flame extinguished. 

If the oil be pushed to a violent boiling heat 
in the first instance, without trying if it will take 
fire, the probability is that it will froth so much 
and rise up in the pot, as to take fire spon* 
taneously by contact with the atmosphere, and 
become unmanageable, and bailie all attempts 
to extinguish it, endangering the safety of the 
building, if within one, and the adjacent ones, 
and the wasting of the oil. Under these cir- 
cumstances, when they occur, a large sized ladle 
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will be found peculiarly serviceable, as a large 
portion of the oil may be taken out of the pot 
into the cool ladle, and by taking some out and 
pouring it into the pot again repeatedly it will 
rapidly cool, and the oil may thus be saved ; 
and if a few small pieces of soap can safely be 
introduced without making the oil run. over 
the top of the boiler, it will cause the rising to 
subside, and thus prevent loss and danger. 

I have used a wooden cover to a boiler, made 
to fit very dose, which answered the purpose 
very well two or three times ; but at one time, 
boiling the oil with a strong fire, it suddenly 
burst into a violent flame, which set aD my 
endeavours to extinguish it at defiance ; for it 
burnt so furiously, that it boiled over, set the 
wooden cover, on fire, and the ground was co- 
vered, all round the boiler, with a liquid fire, 
spreading in all directions in a most alarming 
manner. I had, as soon as the cover was put 
on, got it off the fire, by putting a long pieoe 
of wood through the bow, and two people lift- 
ing it on the ground ; thromng water on the 
burning oil caused it to burn more violently, so 
I poured water on the ground plentifully, and 
surrounded the oil with it, so as to prevent the 
fire spreading, and it thus burnt itself out, with- 
out doing any other harm than wasting the oil. 
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The refliduum» when odd, had the appearance 
of Indian rubber, was very sticky and elastic, 
yery tough, and was very difficult. to cut with 
a knife. 

I mention this circumstance more particu-» 
larly, to show how necessary it is to be cautibua 
in boiling oil ; how difficult it is to extinguish 
it when it is burning violently; and the neces^ 
sity of great care and attention in this part of 
the process ; and that the cover should be made 
to fit accurately, and be always at hand ; for if 
such an accident were to take place within a 
building, it must inevitably be destroyed. 

When the cover is taken off again there is a 
great quantity of smoke, that has a ])owLrfully 
disagreeable smell, and a deal of froth : when 
this froth has subsided by stirring it well to- 
gether, six pounds weight of amber rosin, or 
black rosin, should be gradually put into the 
oil, and stirred up : if it were put in at once the 
effervescence would be so great, that the oil 
would run over the top of the boiler. 

When this is done, and the rosin dissolved, 
which the heat of the oil will do, there should 
be added one pound and three quarters of dry 
brown or turpentine soap of the best quality, 
cut into slices : this also should be put in gra- 
dually and with caution, for it causes a violent 

I 
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ebuUition, and as the soap dissolves it is thrown 

up to the top, and forms a kind of froth to a 
great extent. When all the soap is put in, and 
the ebullition has ceased, it may be replaced 
over the fire till it boil, which it will soon do, 
and the vamish will be completed. 

W iiile the rosin is being put in, it is ad- 
visable to keep stirring the oil with the spatula; 
the same when the soap is put in, and also 
when over the fire for the last time, that the 
whole may be intimately and uniformly in- 
corporated. 

Thai take five ounces of the best prussian 

blue or indigo, or equal weiglits of each to the 
same amount, reduced to a powder, and put 
into an earthen pot or a tub^ large enough to 
contain the whole quantity of Ink when all the 
ingredients are mixed together. 

Into this vessel also put four pounds of the 
best mineral lamp black and three pounds and 
a half of good vegetable lamp black, then add 
the varnish, little by little, while warm, and 
keep stirring it well together, till the whole of 
the varnish is put in ; the stirring of the ingre- 
dients together should be continued till they 
are well mixed and no luuips remain : it should 
then be submitted to the levigating mill or to 
the stone and muUer, and ground to an impal- 
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paUe fineness, and the Printing Ink wiU be fit 

for use. 

' It mil be found that if the varnish be cold 

when the lamp black is added, a great deal of 
trouble and loss of time will be occasioned by 
the difficulty of mixing them ; but if the var- 
nish be warm or tolerably hot they may be 
mixed mudi more readily and with compara- 
tively little trouble. 

This Ink has been compared with the Ink of 
commerce of a celebrated manufacture at Five 
Shillings a pound, both as to working and co- 
lour, and was pronounced to be fully equal to 
it in both particulars. 

A fine Printing Ink prepared from the best Ink 



Among other fine and splendid works en- 
trusted to me to print, was " The British 
Gallery of Engravings, by the Uev. Edward 
Forster," and I was required to execute this 
work at least equal, but if possible superior, 
to any work that had been produced in 
England. This was in 1807. I then found it 
necessary, in order to satisfy jbhis requisition, 
to turn my attention seriously to the improve- 
ment of Printing Ink ; for no fine Ink was to 
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be purchased from the manufacturers, their best 
being comparatively of an inferior colour^ and 
of a weak consistence. The finest printers in 
England had obtained their celebrity solely, in 
my opinion, by the superior quality of their 
Ink, —for there were others who possessed as 
good practical knowledge in the art; — and 
these fine print«ps, as they were termed, for 
they were few in number who had obtained 
this distinguished appellation, were in the habit 
of improving the Ink of commerce, which im- 
provement they kept a profound secret In 
this state was the art of printing when I com- 
menced my researches^ and instituted a series 
of experiments for the improvement of this 
artidp, the results of which are detailed in these 
pages. 

As the basis to work upon, I took BlackwelFs 
best Ink, for which I paid five shillings a pound; 
and, after repeated experiments, I made the fol- 
lowing mixture, which 1 shall copy from my 
original Memorandum, made at the time ; viz. 
on the 12th of July 1808. With this Ink 
Nos. 1, 2, and S of the above-named work were 
printed. 

I mention this circumstance that they may be 
a reference to the quality of the Ink, and how 

it retains its colour. 
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. ** lib. of Black well's Ink, at 5^. a pound. 
H oz. of the best pnissian blue. 
^ oz. of mastich varnish, 
■j^ oz. of balsam of capivi 
" These ingredients were ground on a mar- 
ble with' a muller, till they were intimately 
blended and made as fine as possible; and I 
have never seen any Ink superior to it, in my 
opimon, either for colour, for producing a fine 
dear impression, or for working clean, for fine 
work.** 

This observation, it will be recollected, was 

made in 1808. 

The execution of this and other splendid 
works raised the productions of my press to 
at. least a level with the best contemporary 
printers; and I have had the gratification , o^ 
witnessing my employers comparing my print- 
ing with that of those who had acquired the 
highest name, and awarding to me the supe^ 
riority.* I thus, by perseverance, completely 

* It may not be irrelevant to give the following extract 
from the Monthly Magazine, for 1S07> vol. S4, p. 585, which 
formed part of the review of the British Gallery of Engravings : 

— " The Ijetter-picss of this wdi k is in the most superb style, 
and rivals the celebrated Horace by Didot. It is from the 
press of Mr. W. Savage of Bedfordbury, and does him the 
highest honour." 
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succeeded both as to Ink and workmanship ; 
the latter of which was executed at a wooden 
press of the common construction, the platen 
being enlargedt so as to make it a one-pull 

press. 

I am perfectly aware that what may be styled 
egotism pervades this book ; but when I con- 
sider that I am laying before the public the 
results of my own practice and experience; 
that I am criticising the receipts of others ; and 
that I am the tirst who has treated at any 
length on this subject, I feel that I could only 
write in the lir^t person ; for, as I am neither 
theorizing nor availing myself of the know- 
ledge of others, I wish to impress upon the 
minds of my readers that the subject on which 
I am treating is one to which I have devoted 
a great deal of application. 
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Printing Ink of a mry superhr Quality, wUkoui 
Oil or Basin in its Compositian. 

After persevering in making experimentB for 

a series of years, I at last accomplished the ob- 
ject which I long had m view, of making Phut- 
ing Ink of the most superior character without 
any oil in its composition ; thus getting clear of 
the imperfections of inferior or adulterated oil ; 
of over boiling or under boiling ; of inaccurate 
proportions of rosm ; and of the trouble and 
danger of boiling the oil. 

The Ink which the following receipt is for 
produdng, is a fine and intense black, and worka 
as freely and clean, looking at it as a strong ink, 
as can well be wished for; and washes easily off 
the types. It received the free admiration of 
Messrs. Bensley and Son, who had a supply of it 
for their very finest work. This Ink surpasses 
by far any that I have ever seen manufactured 
for sale, lying smooth on the surface of the paper 
—not sinking through the paper, nor tingmg it 
in any way,— not spreading at the edges— and 
retaming its intense blackness ; /or I have some 
before me that has been printed fifteen years 
which is unchanged, and has precisely the same 
appearance as when it first issued from the press. 
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jProporlums:Jbr One. Pom4 ^ sttpeiififie. 
Printing, Ink, without Oil or Bosin. 

Babamiof capivi; . . 9 oz. 

Lamp black . . . . 3 oz. 
Indigo, or Prussian blue, or equal 

quantities of both . . . l^oz. 

Indian red • . . • , foz. 

■ 

Turpentine soap, dry • . . 3 oz. 

17 oz. 

To be ground upon a stone with a muller to 
an impalpable fineness, when it will be fit for 

use. 

The lamp black to be of the best quality ; I 
used that which is sold in firkins. (See p. lid.) 

This receipt for making a Printing Ink of a 
very superior quality, without either oil or mm 
in its composition, will 1 believe be found of 
importance to every master printer who. exe- 
cutes fine work, or highly-finished engravings 
on wood, as he may prepare it himself without 
the least risk, and with no more trouble than 
would be equal to grinding a little oil paint, 
and thus keep a small quantity in a tin can 

ready for use at any time; or in case of emer- 
gency it can be prepared in lialf an hour. 
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Printing Ink ^ a superior Quality ^ the Varnish 

made with OU. 

' Balsam of capivi having a peculiar smell, 
which, the Ink made with it will retain for 
years^ and becoming more powerful when held 
near: the fire, some persons may prefer a fine 
strong Ink without any peculiar scent; in 
wliich case it will be necessary to boil and. fire 
the oil to a higher degree than I have described 
for an Ink intended for general book work, so 
as to make a stronger varnish to prevent any 
fear whatever of the oil separating from the 
colouring matter and staining the paper* This 
varnish will of course require a small propor- 
tion more of soap to make it work w ell and 
dean. Substituting this varnish for the balsam 
of capivi, the receipt will stand with regard to 
the articles and their quantities precisely the 
same as the last. 

There are various reasons why strong varnish 
is used in fine Ink for superior work : — the oil 
being well boiled and ih ed, acquires a tenacity 
that, when combined, with rosin, prevents its 
spreading and staining the paper ; tlie form re- 
quires to be well beat with it, that the face 
of the type or engraving may he completely 



Digitized by Google 



138 ON PRINTING INK. 

coated, which it will thus be with the least 
possible quantity of Ink ; the surface only is 
thus coated, and no superfluous quantity is 
present to squeeze or run over the edges and 
disfigure the work, and an impression is ob- 
tained of the surface only of a full rich colour; 
which should always be the object in fine work. 
It acts also as a preservative to the colour of 
the Ink, and thus continuing unimpaired the 
beauty of the workmanship. 

On the first general promulgation of printing 
in Europe, for I cannot allow it to be the inven- 
tion of the art» Fust and Schoeffer^s presswork 
and Ink were of a superior quality ; and their 
Bible, which is generally styled the Mentz 
Bible without Date," and also the Psalter of 
1457," would rank as fine works at the present 
day ; and some of the ornamental letters in the 
Psalter, in coloured Inks, are so well printed 
that most of our pressmen would be baffled in an 
attempt to imitate them successfully, if it were 
now required to copy them. I have examined 
diiferent copies of these books, and admired 
the black Ink of the Bible, and tlie red Ink 
of the Psalter, which have preserved their rich- 
ness and brilliancy of colour for nearly four 
hundred years. 

I have also examined some of Coster's pro- 
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ductions from the Harlem press> which are 
supposed by many to be anterior to those of 
Fust and Schoeffer, and the black Ink of one 
of these works is also a good black unimpaired 

by time. 

The Speculum," which is supposed to have 
been printed about the year 1440, is in two 
columni) ; the Ink is of the most intense black- 
ness, and the presswork of a quality that would 
be called good at the present day. At the head 
of each page is an engraving on wood, executed 
as a fac simile of a pen md ink drawing, and 
printed with an umber coloured Ink; and so 
correctly is this appearance given, that at first 
sight they have all the effect of drawings made 
with a pen and writing ink, in which the ink 
has turned brown with age. 

It appears to me tiiat the cause of this pre- 
servation of colour arose firom those early prin- 
ters using a stronger varnish than we do in Ink 
for general use ; and I draw tins conclusion from 
the appearance of the works themselves, which 
tends to corroborate the opinion 1 have just ex- 
pressed in the reasons for using strong varnish 
for fine Ink. 
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ON COLOURED PRINTING INKS. 

I COME now to a portion of my sulject that 
invariably baffled all Fiinting Ink makers and 
printers who attraipted any letteipress in co* 
luiirs, where the workmanship was required to 
be of good quality^ until my work on f*Deco^ 
rative Printing" was published, which caused a 
great revolution in this department of the art. 

I know of two instances which occuned 
before that period, where two printers in Lon- 
don, eminent for their skill and abilities, were 
completely baffled, and could not print some 
subjects in a brown Ink, to meet the authors 
wishes, to their great disappointment, and the 
printers mortification ; the difliculty has been 
removed by the appearance of that work ; but 
as the number printed was small, and the work 
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expensive, it is not generally in the hands of 
printa:8. 

It will be found that dilFerent colours will 
require different proportions of soap ground up 
with them, to cause them to work free and 
clean ; and the utility and absolute necessity of 
this article in Printing Ink having been kept a 
profound secret by the few persons who manu- 
factured the article for sale, and were interested 
in keeping the secret^ prevented any great com- 
petition ; and also prevented many ingenious 
printers from ornamenting their productions 
with colours, as the varnish which is sold was 
found not to be sufficient of itself to make even 
Vermilion, the colour most commonly used, to 
work clean, and beyond this there was no re- 
source ; for self interest locked up closely the 
only known remedy. 

Another reason for this deficiency of deco* 
rating the productions of the printing press by 
its own powers, appears to me to proceed from 
the general want of knowledge among printers 
and Printing Ink makers of colours and their 
application to imitating works of art by means 
of the press; and this formed an additional 
shackle which req^uired to be broken. 

I have seen coloured Inks oiFered for sale with 
high-sounding pretensions, which betrayed a 
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complete ignorance of the subject on the part 

of the preparer : for instance the blue was made 
from Prussian blue ; and all the lighter shades 
were produced by the addition of white lead, in 
smaller or larger proportions according to the 
shade required : now I have found in practice 
that mixing white with any colour to produce 
a lighter tinet invariably deadens the colour and 
destroys its liveliness and brilliancy, when it 
comes under the pressure of the platen ; and it 
is a notorious fact that white lead is not a per- 
manent white, but on the contrary, for the 
metal revives by exposure and changes to a 
black hue ; and I have some proofs by me of 
engravings on wood that were touched by the 
artist with white lead, as directions to the 
^graver, that have the appearance of being 
daubed with palish writing ink, owing to the 
revivification of the metal. 

These Inks also skinned over after standing 
a few days, similar to oil paint, owing to a want 
of soap in their composition ; the preparer of 
them being evidently ignorant of the necessity 
of its presence to cause the Inks to work clean. 
The result was that the Inks dried up and could 
not be used. 

This is one among. others that I have wit- 
nessed of the complete failures that have taken 
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place in consequence of following the directions 
given by Breton, PapiUon, and those who have 
ignorantly republished their receipts for making 
Printing Ink with undeserved commendation, 
without havhig taken the trouble of ascertain* 
ing their merits or demerits. 

I would advise printers to have in readiness 
a small marble slab and a small muUer, with 
some good Printing Ink varnish ; they may thus 
immediately prepare a coloured Printing Ink 
when wanted with little trouble or inconveni- 
enoe, and of any colour or tinct that is required, 
by reference to the following list ; and if they 
find any Ink accumulate on the face of the 
type so as to dog it up and prevent it working 
dean, a little soap rubbed into the Ink with the 
muller will immediately remedy the defect. I 
would recommend curd soap for this purpose* 
for being white it will not affect the colour 
where a delicate tinct is required. 

When a light washy tinct is required, I would 
strongly impre^ss on the printer not to reduce 
the colour by the admixture of any white witii 
it, which will take away all its liveliness, and 
produce dullness ; but to thin it with varnish 
to the point required ; to beat the subject with 
very little Ink ; and to apply a very strong 
pressure, by which means any tinct may be 
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produced; that the colour is capable of, still 
retaining all its spirit : — 

I have found in practice, that, whatever var- 
nisb may be used, some colours sink through 
the paper and stain the back of it more than 
others ; this is owing to the solubility of the 
colouring matter in the varnish, which thus 
penetrates through the paper. It is therefore 
advisable in imitating drawings to avoid such 
colours as much as possible, and where it is not 
possible, to print on India paper, and mount 
them ; for where it happens it disfigures them 
greatly, whether they are bound in a book or 
preserved in a portfolio. It is. a curious fact 
that this action does not take place in thin white 
India paper, die back remaining unaffected. 

After having premised thus much, I shall 
now proceed to enumerate the different csolours 
that may be used for Printing Ink, describe 
their propertieis and the manner of preparing 
them, and add some observations that may be 
useful to those who have work to execute in 
colours. 

Red. — The best contrast with Red is Green. 

Carmine. — This is a more brilliant colour 
than lake, and possesses more depth; it is 
readily ground into a fine Ink. I should 
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strongly recommend balsam of capivi to be 
us( d as a varnish when carmine is employed as 
a Printing Ink» on accoimt of its paleness, as I 
should be afraid of the deeper shade of print- 
ing ink varnish deteriorating its brightness* 
Carmine is. too expensive to be used as a Print- 
ing Ink except for very particuhn purposes. I 
have been accustomed to pay for the best two 
guiiieas an ounce. 

Lcdce. — There are two sorts of lake in com- 
amoe — crimson lake and purple lake; the 
crimson lake is the richest colour, and is to be 
pie£eiTed» for a purplish tinge may eaaly be 
given to it when required, but the ciiiiisuii tone 
oould not be given to the purple lake. It is 
easily reduced to a fine Ink with the muller ; it 
works dean, and does not require more soap 
than varnish contains. It is a colour that does 

not possess nivich depth. 

As it may be necessary sometimes to use this 
colour of a deeper tone than that which the 
kke oi commerce possesses^ 1 think I shall be 
doing a service by giving a receipt, which has 
not, to my knowledge, been published before, 
for making a very superior lake, of a much more 
powerful colour than can be purchased. 

Take one ounce of the best cochineal, powder 
it, and boil it in one quart of water, till the 
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colouring matter is extracted; then let the 
ooehineal subside, and pour the liquid into an- 
other vessel ; when cold, pour into this decoction 
gradually some muriat of tin» and keep stiizing 
it; the muriat of tin immediately changes the 
decoction into a most beautiful colour; be 
cautious in the first instance of not putting in 
too much of the muriat of tin : let it subside^ 
and if the supernatant liquor be nearly odour- 
less, there is a sufficient quantity of the muriat 
of tin ; if it still retains any considerable por* 
tion of colouring matter, a small quantity more 
must be added, but I would not advise so much 
as to precipitate every portion of the odour in 
the supernatant liquor ; when this is done, add 
a little powdered alum, and assist its dissolu** 
tion by occasionally stirring. Let it subside, 
then pour off the greatest part of the liijuor, 
and wash the colour well in three or four 
waters ; this is done by adding a considerable 
portion of the purest water you can obtain, 
stirring it up well each time, and when the 
colour has subsided pouring as much water off 
as you can without disturbing the colour; 
as the colour subsides, keep pouring off the 
water ; by this process the colour is divested of 
the acid in the muriat of tin; then dry the 
precipitate gradually with as little beat and 
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dust as possible, and a lake will be produced 

far deeper in colour and superior to any that 
can be purchased in the market — ^in fac^ it may 

be termed a fine carmine. 

During the process of making it the addition 
of salt of tartar wiU give it a purple tinge. 

Vermilion. — This colour is generally em- 
ployed as the oolourmg matter for red Ink 
that is used for jobs of a neater appearance than 
common, and for title lines in books. Its pro* 
perlies and appearance vary much in different 
specimens. Chinese vermilion is estimated to 
be the best, and it is the brightest. It requires 
a large proportion of soap ground up with it to 
make it work dean, and Chinese vermilion 
more than the vermilion of commerce ; but the 
exact proportion can only be ascertained at the 
press side when using it, as different spedmens 
require different proportions : if it does not 
leave the type dean after a few impresdons, 
bat begins to accumulate and clog the face, a 
little more soap should be rubbed in ; if the 
surface of the type be left dean, but the Ink 
spreads over the edges, there is too much soap 
in it, and a little more colour and varnish 
should be added ; by attending to these sug- 
gestions, red Ink formed with vermilion may 
be made to work as dean and well as black Ink, 
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as I have repeatedly experienced in my own 
practice.. 

Preceding writers on this subject have re- 
commended the addition of lake to vermilion, 
for the purpose of producing a brighter colour 
than vermilion alone would produce; but I 
have invariably found that instead of brighten- 
ing it injured both the colour^^ and, produced 
a brick-dust dull effect. A much brighter red 
will be produced by taking Chinese vermilion 
and adding a small portion of chromate.of lead. 
But the nreatest improver of a colour is a good 
contrast This colour is apt to turn black by 
exposure to the atmosphere. 

Red Lead, — This article is inferior to ver-r 
milion».but is much used in posting bills, wheie 
cheapness is required ; it may also be found 
useful where a variety is wanted of a paler 
colour. It requires a gi'eater proportion of soap 
than is in the varnish, to cause it to work ciean« 
It soon changes colour, and turns black. 

Indian Red. — This colour is of a deep reddish 
brown with a purplish cast; it is tedious to 
griiid it smooth, being hard and refractory 
under the muller, but when ground to the 
proper fineness it makes a good Ink of a rich, 
tone, and works well. It is valuable in its 
combinations with other colours, both in mix- 
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tore and oontmt, as well as in its unadultemted 

state. It is caj^ble of much intensity, and 
would, * in my opinion, be supericNr in many 
instances to vermilion for effect, and would 
prove a good variety for jobs, titles, head lines, 
&c« The colour is permanent. 

yenetian Red, — This colour is easily ground 
into a smooth Ink, and does not require much 
more soap than vaiiiish generally contains. It 
makes a red Ink not of much intensity, but 
not without it5 value, as affording a variety of 
colour at but little expense. 

Ro90 Fink. — This is a very cheap colour, and 
its cheapness may induce some printers to try it 
where isconomy is requiMte; but except they 
succeed better tlian ever I was able to do, they 
will lose the colour, the varnish, and their time ; 
for I have tried it in every way that I could 
think of, and I could never make it work clean, 
Hor even make decent work with it. The result 
is, that I pronounce it to be a worthless colour 
for Printing Ink* It is also a very fleeting 
colour. I only mention it as a caution to pre- 
vent disappointment. 
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Orangb. — The best oontiast with Qlange is 
Blue. 

Ormige Chramaie ^ Lead. — This -variety 

makes decidedly the best orange coloured Ink. 
It is ground smooth with very little trouble^ and 
forms a good working Ink of a brilHant hu^ 
and capable of producing a most showy effect 
when hapinly cimtrasted with other oolours* 

QfYWig^ Lead, — This is a paler but wanner 
colour than red lead, and may be useful as a 
viEuriety in lai^ge bills where economy in the 
price of the Ink is necessary. It requires an 
additional quantity of soap to what is con- 
tained in the varnish. It is by no means a per- 
manent colour. None of the pr^arations ci 
lead are to be depended on» as they all change 
colour. 

Burnt Terra di Sienna. — This is a useful 
article where a warm yellow tint is required, or 
to shade yellows with. It works dear and 
dean, but requires an additional portion of 

soap. It is a permanent colour, and makes a 
smooth Ink ; but it must be remembered that 
as this is a transparent colour rather than a 
body colour, its use is more appropriate in imi- 
tations of drawings or ornamental producdms 
than with types. 
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Yellow.— The best contnst with Ydk>w is 

Purple. 

Chrcmaie JLead. — This is the brightest 

yellow as a body colour that is yet known. It 
is easily ground into a fine Fiinting Ink^ and it 
works freely and weD, and requires litfle or no 
addition of soap beyond what is contained in 
Ihe vamish. There are diffemt shades of this 
article, from a pale yellow to an orange colour. 
This colour united with indigo makes a power- 
ful green ; with prussian blue a brighter, but 
less intense; with Antwerp blue a brilliant 
green ; all of them working weU. It must 
always be kept in memory tliat the purest 
yellowy that is» that yellow which has least 
of the orange tinge, will produce by far the 
brightest green. 

Indian Tettaw. — It is a transparent colour; 
and will be useful in glazing, and where a rich 
mellow tone is required in imitating a coloured 
drawing of a landscape. 

GaU Stone. — It is a transparent yellow of a 
peculiar warm tinct, and will be found useful in 
glazing rich mellow tones in landscapes. It is 
a concretion taken from the gall-^bladder of 
cattle that are slaughtered ; and the great sup- 
ply is obtained from the government yards. 
It is apt to fly. 
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Ckimboge. — Although a bright yellow as a 

water colour, yet gamboge used as a Printing 
Ink possesses no merit» except in imitating 
drawings, when it may be used as a light washy 
tint wliere much effect is not wanted ; but for 
a full yellow it will not answer. The colour 
stands well. . , 

Kings Yellow. — Tim is by no means a 
bright colour, and it has besides a disagreeable 
smell ; yet it was the only, article used where 
yellow Printing Ink was required tiU I intro. 
duced clii omate of lead as the colouring matter, 
which is so much superior that king's yeUow is* 
entirely superseded. Does not stand. 

Patent Yelhw.—This is a colour that will 
not be of much use as a Printing Ink, possess- 
ing little body and that of a dull hue* Whei« 
bright tints are required it is worthless. 

Roman Ochre. ~ It possesses a deeper tone 
than yellow ochre, with , which it may be used 
as a shade in representing stone buildings, and 
in foregrounds ot landscapes. It is dearer than 
yellow ochre, but the latter article may be easily 
brought to the same shade by burning. 

Yelkm Ochre. — In the representation of 
stone buildings, yellow oclire will be found a 
useful colour. It is easily ground into a fine 
Ink. It is dull, but stands well. 
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G&££N»— The best contrast with Green is^RecL 
VerdigrUe. — This artide makes an Ink of a 
bright green colour with a very slight bluish 
tinge, which may be useful in large bills, where 

variety, show, and effect are required for tem- 
porary purposes ; but care should be taken that 
the verdigrise be of a good quality. It does not 
fonn a good working Ink ; in fact it would be 
almost impossible to produce an evei suifiux^ 
though when seen at a distance it produces a 
dashing effect It is a very fleeting colour, and 
on these accounts unfit for general purposes. 

Green, — Green Ink may be made with an 
admixture of blue and yellow, and the choice 
of the materials must depend on the shade and 
tinct of green that is wanted. Prussian blue 
aifd chromate of lead make a good rich green ; 
indigo and the same yellow a deeper duller 
colour; Antwerp blue with it forms a brilliant 
and ricli green ; and thus greens of every hue 
may be formed with difl'erent blues and dif- 
ferent yellows. It is necessary to observe that 
the purest yellow chromate of lead must be 
selected if a bright green be required ; for that 
which is of an orange or reddish tint will in- 
variably produce a dull green colour. The 
coloiur of any green Ink may be deadened by 
the addition of a little lake. 
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Blu£. — The best contrast with Blue is Orange. 

Indigo. — This substance is a deep blue, but 
does not possess much brightness ; it is a power- 
ful colour* and may be used as a shade to Prus- 
sian blue, for when it is printed upon that co- 
lour it appears like a deep blue black. It re- 
quires a great deal of grinding to make a smooth 
Ink. It is a cold but permanent colour. 

PruuianBbte. — ^This is a deep bright colour* 
and makes a good Ink for large bills where va- 
riety is wanted for the sake of effect* and also 
to form deep greens. It requires a great deal of 
grinding to make a fine Ink, and an addition of 
soap to the varnish to make it work well and 
dean. This blue is far superior to either in- 
digo or Antwerp blue* — being free from their 
greenish tinct, — in the composition of the vari- 
ous shades of peach* violet* and plum colours* 
and purple. 

Ught Prusmm Blue. — When this article is 
procured of a good quality* it forms an Ink of 
a bright blue, and of a lighter tinet than prus- 
sian blue* as its name implies. It makes a good 
Ink as a variety in large bills ; and for other 
purposes where the colour is suitable. It may 
be distinguished from Antwerp blue by not 
having the green tinge which always identifies 
that colour. 
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* Aniwerp Blue. — This is a bright light Uue 

colour with a slight tinge of green; it forms a 
good Inky works clean and weii^ and is easily 
ground to a proper degree of fineness; and 
makes a good contrast where a lively appearance 
18 required: I have already said diat it pro- 
duces when mixed with chrome yellow a green 
of great brilliancy. 

CchdU Biue. — ^In the powder this is a most 
beautiful and rich blue, but when made into an 
Ink it loses all its brilliancy under the platen and 
produces a dull colour that is of little worth. 

Pu&PLB. — The best contrast with Purple is 
YeUow. 

Purple Inks of different shades and tincts 
may be made by grinding together carmine, or 
lake, (purple lake for tliis purpose is the best,) 
with Prussian blue. Indigo or Antwerp blue 

produce a far inferior colour. 

Black ; — 

Indian Ink. — For the imitation of a draw- 
ing in Indian ink it may be used, but for the 
greater depths an Ink cannot be made with it 
of sufficient blackness ; for them it will be ne- 
cessary to use good black Printing Ink. Upon 
the whole it will not be found particularly useful. 
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Lan^ Block. — For general purposes good 
black Ink is the best article to use when black 
is required; but in imitating drawings the 
cbloui^ that are used in black Ink to give it 
intenseness may produce an undesired change 
in those in the picture ; in this case lamp black 
is preferable. Light shades of lamp black 
are better than diluted black Printing Ink, 
as the latter becomes neutral when weakened 
with varnish. It stands well» but is not very 
deep* 

Ivory Black, — When an intense black is re- 
quired, free from the admixture of other co- 
lours, a small portion of Ivory Black, prepared 
as directed at page 115» mixed with the best 

lamp black will produce the desired effect. It 
is a cold colour. 

Brown : — 

Bistre. — Bistre forms a useful brown, in the 

ground, in trunks of trees, and in shades. It is 
an obstinate colour under the muUer, and re- 
quires a great deal of grinding to make a 
smooth Ink. Jackson used it extensively in 
his large Scripture prints which he copied from 
the pictures of the old masters in the churches 
in Italy, and engraved on wood, on blocks en 
suite. It is prepared from the soot of chimneys 



Digitized by Google 



COLOC&ED I>'E& 



157 



in which wood has been bamt, md well washed 

It stands welL 
Raw Umber. — This is not so waim a biown 

as burnt umber, but is more of an earthy co- 
lour ; ^mmI i& useful in foregrounds of pictures 
and as a shade, and in many other cases. It 
stands well. 

Bnmt Umber.— is browner than either 
bistre or raw umber, and is useful by itself as 
wdl as to mix with othor colours where a lively 
tone is not required. It wcwks weD, has more 
intensity than bistre, and is permanent. 

Sefia. — ^This is a colour that is much used in 
water colour dramngs in preference to Indian 
ink; possesang more richness and depth than 
that article. This brown has a tinct peculiarly 
its own, which cannot be successfully imitated 
by a compound colour. It makes a good work^ 
ing Ink, and may be used with advantage and 
effect both in the imitation of drawings, and as 
a variety where black is not required. 

Srwm.—\vi addition ^to bistre, raw umber, 
burnt umber, and Venetian red, deep and rich 
browns may be compounded of other colours 
far superior to any of these: — vermilion and 
black Printing Ink make a very good brown, 
which can be varied to any tinct that may be 
wanted; lake and burnt umber make a pecu- 
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laarly rich brown ; bat the richest that I have 

ever seen in a Printing Ink, and 1 am not 
aware that any person bat myself has formed 
it, may be made of lake, prepared according to 
the receipt given in this chapter under the 
article Ltdte, Indian red, a small proportion of 
indigo, it being a powerful colour, and a little 
chromate of lead. For finely executed engrav- 
ings on wood I think this brown Ink, when the 
difierent articles are well proportioned^ pro- 
duces a superior effect to (lie best black Ink, 
for richness and delicacy. 

Ptusiiaie €f Copper. — This is a rich brown 
in oil painting, but the pressure of the platen 
detroys all its richness ; and as a Printing Ink 
it becomes an inferior dull brown, 

1 am convinced by the result of innumerable 
experiments made during my long practice in 
this department of the art of printing, that 
every colour that is applicable to oil painting 
may be used as a Printing Ink ; but it will be 
found that the great pressure applied in the 
process has the effect of making the colour 
duller than it would be in painting, either in 
dl colours or water colours. 
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CHAPTER VL 



ON PRINTING INKS THAT CHANGE COLOUR ON THE 

APPLICATION OF AN ACID. 



It has been considered to be a desideratum 
by mercbants and bankers to have their blank 
draughts printed in such a manner as to pre- 
vent any alteration being made in them, by 
designing and unprincipled persons^ when filled 
up, by altering the amount of the sum, with- 
out certain detection; this has been effected, 
but the knowledge of the preparation of the 
Ink has been kept a profound secret by one 
house in the city of London^ who monopoUzed 
the business for many years. 

The method of preventing any alteration 
passing undiscovered by the cashier of a bank, 
&c. has been produced, by fabricating a Printing 
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Ink that would immediately change colour on 
the application of an add that might be em- 
ployed to discharge the writing ; so that when 
it was attempted to obliterate the sum written 
in and the figures by means of an acid, for the 
purpose of inserting a larger sum, the Ink 
with which the draught was printed should 
immediately change colour and expose the 
attempt 

To make this object still more certain, I 
would suggest, in addition to printing the 
blank draught and a few parallel lines in one 
comer for the amount in figures only in change- 
able Ink, to cover the whole paper with a fine 
and delicate lace pattern, printed with a light 
coloured Ink, and upon this ground to print the 
draught with a black Ink, both of them change- 
able on the application of. an acid, so that no 
attempt to obliterate the writing could be 
made .without affecting the ground pattern, 
even if the writing should be clear of the 
letters of the printed part of the draught, and 
thus any attempt to alter the sum, or to effect 
any change in it would become visible and 
apparent, and render detection itievitable* 

It does not appear to me at all reasonable 
that a plan of this nature to prevent fraud 
should be confined to bankers* draughts only. 
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nor why it should not be extended to bills of 
exdiange and receipts, by covering the paper 
with an elegant ground pattern of a light 
colour, to preyent alterations, which would also 
give them a tasteful appearance. It would 
also prevent any erasures or alterations being 
made by scratdiing the writing out with a 
knife, and thus be the means of preserving 
the instrument in its original state. 

In making experiments on this subject it 
should be kept in mind, to prevent disappoint- 
taent, that all colouring matters used should 
be such as an acid will act on so as to change 
the colour; now for black Ink the two car- 
bonaceous substances that are generally used 
in Printing Inks— lamp black and Frankfort 
black— remain unchanged by the action of an 
add; of course they must be discarded from 
entering into any composition for this purpose. 
The strong varnish used for black Printing Ink 
is inipervious to the acid, and locks up the 
colouring matter, so that it remains unaffected ; 
this varnish must also be discarded as useless in 
the process. 

For a black Ink we must therefore have 
recourse to some other substances; and we 
shall &nd what will answer our purpose in 
galls, iron, and logwood. The varnish must 
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be weak, and an increased proportion of soap in 
it, which will render it permeable to the acid, 
and enable it to act on the colouring matter 
and to change its appearance, and thus render 
any attempt at deception plainly perceptible. 

I state these as general principles to be kept 
in view in all experiments made to improve or 
extend this method of printing, which has for 
its object the prevention of fraud* 



Receipt far a Black Printing Ink thai will 
ekange Cdawr on ike AppScaiion iff am Add. 

» 

Make a strong decoction of the best nut 

galls in water, having previously broken them 
into small pieces ; when well boiled strain the 
decoction from the galls, and put to it about 
an equal quantity of a strong decoction of log- 
wood, also strained from the chips; add some 
green copperas which will precipitate a black 
powder by combining with the gallic acid of 
the galls, and also add some powdered alum 
wliich will combine with and precipitate the 
purple colouring matter of the logwood, which 
gives richness and intensity to the black pre* 
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cipitate of the galls and copperas; stir them 
well together frequently till the copperas and 
the alum be dissolved, then let it subside, and 
as the supernatant liquor becomes clear pour it 
off, dry the precipitate, and there will remain 
an intense black powder. 

Then take two parts balsam of capivi and 
dilute it with one part spirits of turpentine, 
and add a good proportion of dried soap, put 
to these articles as much of the black powder 
as will make the mass of a proper consistence 
for a Printing Ink, grind tliem to an impalpable 
fineness, and the Ink will be fit for use. 

I have bad specimens of this Ink tried in a 
oopper-plate printing office where an extensive 
business was carried on, and the workmen were 
ignorant of what the Ink was, or for what 
purpose it was tried, and they reported that it 
spread well on the plate, and wiped readily 
ijff; the impression was dear and delicate, and 
intensely black ; and an impression that is now 
lying before me (23d November, 1831,) which 
was printed on the 2d of June, 1823, is un- 
changed. On the application of oxalic acid 
it changed colour in the same time and in the 
same manner that writing ink did on applying 
to it the same acid. 
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A Crimson Printing Ink thai will change Cdomr 
m the AjyplicoHon m Add. 

I have used the lake of commerce ground 
up with varnish and a large proportion of curd 
soap, to print a tine pattern to write the amount 
in figures and the signature on in a banker^s 
cheque, and no Ink could work freer or 
cleaner; and on the application of an acid it 
immediately changed colour. 

These experiments were made by myself, 
and completely succeeded ; and I have not the 
least doubt that every colour that can be used 
as a Printing Ink, provided it will change 
colour on an add being applied to it, will 
answer this purpose. Colours produced from 
vegetables, generally speaking, are the most 
susceptible of change ; thus we might obtain, 
in all probability, a variety of tincts from Brazil 
wood, fustic, galls, logwood, madder, oak wood, 
woad, and other vegetable substances that are 
used in dyeing, by means of different articles 
to precipitate and change the colours produced 
from them. I have no doubt but that, from 
the hints here given, the subject will be pur<* 
sued, and improved till it becomes perfect ; and 
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that no bankers cheques, bills of exchange, pro- 
missory notes, receipts, or other securities for 
money will be executed except they are written 
on paper covered with a small pattern, printed 
with a pale and delicately coloured Ink that 
on the application of an add, for the purpose 
of obliterating the writing, will immediately 
change colour and' expose the fraudulent at- 
tempt ; and if, by making the process more 
easy through the .medium of this publication, I 
should be the means of preventing the com- 
mission of crime, it would be to me the highest 
gratification I* could feel in this world. 

If we take a retrospective view of what has 
been laid before the public upon this subject, 
which forms a part of the most important in- 
vention that ever .was discovered for the moral 
and intellectual edification of mankind, — it 
seems incredible that from the year 1677 to the 
present time no improvement whatever has 
been promulgated on the subject of prepaiing 
Printing Ink, with two exceptions^, neither of 
which were applicable ' to general purposes ; 
namely, that published in the Encyclopiedia 
Britannica, which could not be .used for any 
but the commonest work, and that which I 
published in Practical Hints on Decorative 
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Printingy which was only suitable for the finest 
work ; thus the great mass of printing; con- 
sisting of book work generally, and ail jobs 
above the scale of ballad printing, were left 
for their means of execution to the imperfect 
knowledge and skill of the very few ink makers 
by profession ; for I believe there are not three 
printers in the United Kingdom who could 
form a good Ink for general purposes de nom; 
a state in which perhaps no other trade is 
situated: — it stands thus; — 

Moxon published the Dutch method of pre- 
paring Printing Ink in 1677 ; but from the 
scarcity of his work, and the obscurity of the ' 
title as connected with printing, it is little 
known among printers. 

Fertel, a fVench printer at Saint Omers, 
published a practical work on printing in 1723, 
in which he gave a method of preparing Print- 
ing Ink, — which is evidently derived from the 
same source as Moxon's, with the manner of 
making smoke black. This is also a book very 
little known. 

Breton, printer to the King of France, sup- 
plied the article on printing to the Encyclo- 
pedie, in 1751, in which the method of making 
Printing Ink and smoke black is similar to that 
in FertePs book. The Enc^lop^die, being a 
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voluminous and expensive work, in the French 
language, is not a book of general Tefeienoe. 

Dr. I^ewis published, in 1763, his Philoso- 
phical Commerce of Arts, in which he details 
the results of some experiments in boiling dif- 
ferent sorts of oils, to ascertain their relative 
qualities for making vanibh ; and for the pro- 
cess of making Printing Ink he quotes Breton 
as his authority. He does not give any new 
fact in making the article. It is evident that 
Lewis had not seen Moxon's work ; for in 
speaking of tnrpentiDe, according to Breton's 
method of preparing it, he suggested wliether 
rosin might not answer the same purpose; 
whereas Moxon does not mention turpentine, 
but expressly directs the use of rosin. 

Papillon, a celebrated French engraver on 
wood, published a Treatise on Engraving on 
Wood in 1766, in which he gives the method 
of making Printing Ink, and refers to Breton's 
article in the Eneyclopedie ; but his process 
does not differ from those of Fertel and Breton. 
His work is scarce. 

Baskerville's method, published by Mr. T« C. 
Hansard, in 1824, is short, general, and unsatis- 
factory, does not elicit any new fact, nor could 
an Ink made from it be used in the general 
routine of business. 
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The receipt given in tbe Encydopmdia Bri- 

taunica ib the first original article on the sub- 
ject» to meet tbe present expeditious mode of 
working; but the editor candidly acknowledges 

that Ink made in this manner is inferior in 
point of colour, and is likewise more apt to 
daub the types and make an indistinct impres- 
sion, than sudi as is prepared by some of those 
vvlio make the maiiuiacture of this commodity 
tbesr employment." Although an approxima- 
tion to a better article, it still is so defictmt as 
not to produce any beneficial results. 

Nicholson, in his Dictionary of Chemistry, 
published in 1795, gives a vague article on this 
subject, taken from Lewis, whose authority 
was Breton ; of course this article gives us uo 
new information. 

The Messrs. Aikin, in their Dictionary of 
Chemistry, avowedly take this subject from 
Lewis, who copied Breton; neither does this 
give us any additional facts. 

The article on this subject in Bees's Cyclo- 
paedia is quoted from Lewis. It of course does 
not advance our knowledge. 

The Manual of Printing, a French work, 
published in 1817, on this subject, is nearly a 
copy of Breton's article, and gives nothing new. 

What I published in 1822, was for a fine 
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and expensive Ink, which was too dear for 
general purposes. 
It thus appears that all the French writers 

to the present day are little more than copieii 
of Moxon's Dutch method, without once men- 
tioning him, and not one of them has been 
previously translated; and all the English 
writers, subsequent to Moxon, have quoted Dr. 
Lewis, who avowedly took Breton for his au- 
thority — with the exception, as I have before 
observed, of the Encyclopaedia Britannica and 
the receipt I published — a lamentable state of 
knowledge, in these enlightened times. It 
sliows in the strongest manner a great want of 
information on the subject. 

I now come to a conclusion ; having treated 
of the causes that have hitherto prevented us 
from having Printing Ink of a superior quality 
as an article of commerce; — of the fallacious 
directions given by preceding writers, with 
their receipts, and the plagiarism of many of 
them ; — of the different articles necessary to 
form black Printing Ink of different qualities, 
with observations on their respective proper- 
ties ; — of the implements necessary for the 
process; — of preparing the varnish, and the 
proportions of the different articles; — of co- 
loured Ink8, their properties, applicatioii, and 



Digitized by Google 



170 



ON PRINTING INK, 



best contrasts to produce effisct ; — and of Inks 

for bankers cheques, &c., to prevent fraud. As 
a first essay on this subject, it cannot be ex- 
pected that the work is perfect, for 1 am the 
only person who has attempted to lay before 
the Public a detailed and unreserved account 
of the process, and perhaps there is no other 
individual who could have given so much in- 
formation. I do not mention this as [i boast, 
but as a fact* for there are few printers who 
have bad so long and so varied a practice as 
I liave had, combined with a persevering reso- 
lution to overcome the difficulties attendant 

on this pursuit ; and in printing in colours, 
I believe I have had more experience than any 
other person. 

I can truly assert, that every statement I 
have made is the result of my own practice ; 
and that there is not a direction in the book 
for preparing an Ink but what I have prepared 
and used myself to a great extent, and found 
them answer in the most satisfactory manner ; 
they have also been used by some of the beat 
practical men in the metropolis, who have 
awarded to them the highest meed of praise. 
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Ai K IN s» Messrs. — Dictionary of Chemistry; vague article od 

printing ink ; quote Lewis, L 01^ 
Antwerp Blue — bright light blue with greenish tinge ; forms 

a good ink ; works well ; easily ground ; when mixed with 

chrome yellow makes a brilliant green, 1.55. 
Balls — Moxon's ink would dry and harden face of, and render 

them unfit for use, ill. 
Balsam— natural, perhaps best varnish for printing ink, IQE^ 

— of Capivi, 118. — Canada balsam, 120. — have little colour; 

do not affect delicate tincts; dry slowly, and do not skin 

over, 

Balsam of Capivi— valuable as a varnish ; should be old and 
pure, lis. — points out next best composition, U^— propor- 
tion of, in improved ink of commerce, LS3±=in fine ink, LSfi- 
— a peculiar smell, 137.— to be used with carmine, 145* — 
used in changeable ink, l£iL 

Baskerville— his method of making printing ink, — ob- 
servations on his method of preparing printing ink, 79. — 
could not be worked with, SIL 

Bell's System of Education — increased number of readers, de- 
mand for books, number of printers, and excited emulation, liL 

Bensley — beautiful works issued from his press; owing to 
superior ink, liL 

Bible, Mentz, without date. See Mentz Biblk. 

Bistre a useful brown ink for imitation of drawings ; Jack- 
son used it extensively ; prepared from wood soot ; stands 
well, 156. 

Black Ink — for imitation of drawings; Indian ink, may be 
used ; not sufficiently black for the greater depths ; not par- 
ticularly useful, 1 55.— lamp black better than black printing 
ink for light shades; the latter becomes neutral when weakened 
with varnish ; it stands well ; not very deep, 156 — ivory black, 
where intense, is required, 1^— to prevent fraudulent al- 
terations in bankers cheques, &c., L£l. 
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Blue— best contrast with; indigo, a deep; powerful colour, 
permanent, 1 M.— prnssian blue^ a bright colour ; makes a 
good ink ; requires an additional quantity of soap, 154.. — 
light Prussian bluct ^ bright ; makes a good ink as a variety, 
154. — Antwerp blue^ a bright light blue with a green tinge ; 
makes a good ink ; works clean ; with chrome yellow makes 
a brilliant green, l/S.^. — cobalt b/ue, a beautiful and rich blue 
in powder ; loses its brilliancy in printing ; of little worth for 
printing ink, 1 H5. 

BoDONi — Macklin's Bible, Bowyer's History of England, and 
Boydell's Shakspeare, meant to rival the productions of, 14* 

Boiler — for the oil should never be half full, — iron, 

to make varnish in ; should have three feet, to stand on 
bricks ; and two lugs, to lift it off the fire by ; and a cover 
made to fit close, 122. 

Bowyer*s History of England — meant to rival the produc- 
tions of Bodoni and Pidot, lA^ — produced a spirit of emula- 
tion in England, 15, 

Boydell's Shakspeare — meant to rival the productions of 
Bodoni and Didot, LL — produced a spirit of emulation in 
England, 15* 

Brazil Wood— colour procured from, for changeable ink, 1fi4r 

Breton, M. le- — Printer to the King of France ; wrote article 
on printing in French Encyclopedic ; continually quoted by 
succeeding writers ; his manner of making ink not good, 6« — 
directs crusts of bread and onions to be put into oil to absorb 
grease, ^ dfL — ceases to be original in Encyclopedic, 43- — 
has appeared to be the original author of all methods pub- 
lished in Eng^land, 4SL — his method of making black printing 
ink, dH. — lamp black, M. — red ink, — other inks of dif- 
ferent colours, — observations on his method of preparing 
printing ink; subsequent writers have availed themselves of 
it ; has become a standard receipt ; his method of boiling oil 
similar to Moxon's, 55u — mentions litharge ; describes its bad 
qualities, Ql^ — method of making printing ink in Rees's Cy- 
clopsdia taken from, JM* — discrepancy in his receipt, respect- 
ing nut oil and linseed oil, 107. 

British Gallery of Engravings — first three numbers 
printed with author's ink, 132- 

Brown — Bw^r^, a useful; obstinate under the muller ; Jack- 
son used it extensively ; prepared from wood soot ; it stands 
well, 156. — raw umber , not so warm as burnt umber ; useful 
in foregrounds, .&c. and as a shade ; stands well, 157. — burnt 
umber f browner than bistre or raw umber ; stands well, 157. — 
sepia^ much used in drawings ; richer and deeper than Indian 
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ink ; peculiar Unci ; good working ink ; may be used with 
advantage ; is permanent ; cannot be compounded, 157 . — a 
peculiarly rich brown ; superior efTect to black ink for fine 
engravings, IM. — prussiate of copper^ rich colour in oil paint- 
ing, but not in printing, 
BuLMER, beautiful works issued from his press; owing to supe- 
rior ink, LL 

Burnt Terra di Siekna — makes a useful ink; works clean; 
is permanent; requires additional quantity of soap, 1.^0. 

Burnt Umber — ^browner than bistre or raw umber; works 
well ; is permanent, 157. 

Canada Balsam — may be used to a certain extent in print- 
ing ink ; dries sooner than balsam of capivi ; a small propor- 
tion may be used for strong ink, 120« 

Carmine — too expensive to be used generally in printing ink ; 
does not brighten vermilion so much as might be expected, 
fil* Uii — Papillon directs to use, to brighten vermilion, lA^ 
as a printing ink ; more brilliant colour than lake, 144. . — 
with Prussian blue forms a rich purple, 155. 

Cauldron. See Boiler. 

Changeable Inks — to prevent fraud, in altering draughts for 
money ; method kept a profound secret ; one house mono- 
polized the business, lAR* — ink to change colour on applica- 
tion of an acid ; to cover all the paper with a delicate pattern ; 
to print blank draught upon this ; both with ; any attempt 
to alter would be apparent, 160. — colouring matter should be 
such as an acid will change ; weak varnish, Ifil. — black, re- 
ceipt for, Lfi2^ — tried by copper-plate printer, worked well ; 
changed immediately on application of an acid, 16.3. — crim- 
son, receipt for, ifi4.. 

Chromate of Lead — orange chromate of lead makes the best 
orange coloured ink, 14.9. — produces a showy effect, L5IL — 
yellow, bright colour ; works well ; different shades of ; makes 
good green inks with different blues, LUL 

Cobalt Blue — rich colour in powder; loses its richness in 
printing ; of little worth for printing ink, 155* 

Coloured Drawing — imitation of, could not be produced by 
the Inks as directed to be made by preceding writers, lAi 

Coloured Inks — work freely ; produce fine impressions; re- 
tain freshness of colour, — may be prepared at half an hour's 
notice, l£L T — author obliged to pursue the object of 
improvement of, by dint of experiment, 21L — Breton's method 
of preparing, is, — should never have white lead mixed with 
them ; nor any other white colouring matter ; deadens the 
colour, 61. — Papillon's method of making, 73 — curd soap 
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used for ; does not affect the tiocts of, LLL lA^. — method of 
preparing ; failures of producing good work with, preWous to 
author's writing on the subject, IKL — offered for sale of infe- 
rior preparation ; could not be used ; skinned oyer, 141. — 
red ink, 144. — orange coloured ink, lifl, — yellow ink, IML — 
green ink, 153. — ^blue ink, 1.54. — purple ink, liS^ — black ink 
for imitating drawings, 155. — brown ink, IM. — edl colours 
may be used for, that are applicable to oil painting ; pressure 
applied in printing makes colours duller, 

Colouring Matt£r — an important article in printing ink; 
not mentioned by Moxon, ^ — varies in black ink, UlA^ 

Colours — deficiency of knowledge of, among printers and print- 
ing ink makers, 141. — lose a part of their brilliancy in the 
operation of printing, 14jg. — not to be made lighter by add* 
ing white, 14.S. — some, sink through paper ; to avoid using 
those when possible, 14.4. 

Copperas, Green — ^for changeable ink, 

Coster — productions of his press supposed to be anterior to 
Fust and Schoeffer ; his black ink good ; his Speculum print- 
ed in two colours ; used strong varnish, 1 .^.9. 

Cover — ^tin cover to boiler ; to fit close, ^ 129. — Breton*s 
did not fit close ; filled the crevices with cloth soaked in 
water; hazardous practice, 5iL. — Moxon threw a large wet 
cloth over ; both methods dangerous, fi^L — wooden, took fire 
and was destroyed, — should be always at hand, 12£L 

Crimson Changeable Ink — receipt for makings that will 
change colour on the application of an acid, lfi4.. 

Crust of Bread — Moxon directs to put into the oil to ascer- 
tain when near boiling, — Fertel directs it to be put in to 
absorb grease, ^ SD* — so does Breton, 33- fiO. — Lewis doubts 
its utility, 33^ — ^from author's practice it is useless, 34. — 
curious to observe progress of, 46« — Papillon recommends, to 
take grease out of oil, Z4. 

Davison — beautiful works issued from his press; owing to 
superior ink, 14. 

** Decorative Printing" — imitation of drawings in, have 
deceived the best judges, LIi=receipt for making printing 
ink in, the only one that could be used, UL — great improve- 
ment in ornamental printing since publication of; how suc- 
cessfully drawings may be imitated by the common printing 
press shown in, 2Q± 

DiDOT — Macklin's Bible, Bowyer's History of England, and 
Buydell's Shakspeare, meant to rival the productions of, 14. 

Drawings — Society of Arts award to author their large medal 
and a sum of money for imitation of, 
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Dutch method of making printiDg ink, 6. — receipt for, pub- 
lished by Moxon, 2JL — observations on, 

£nctclop£DIa Britannica — receipt in, for printing ink that 
could be used ; but of an inferior quality, L 22. — an approxi- 
mation to good ink; in what deficient, a. 22.— -only work 
that has published an original receipt for making printing 
ink, 12, — receipt for making printing ink from the, ai.— ob- 
servations on the receipt in the, — the only work that no- 
tices the use of soap in printing ink, 109. 

Encyclopjedias, &c.— receipts in, for making printing ink 
tend to mislead, and cause disappointment, 21* 

Encyclopedie Methodique — Breton's receipt for preparing 
printing ink in, ^ 

English Press — ^workmanship of, had degenerated in 17th 
century ; inferior then to the Dutch, 32- 

Enoravings on Wood— Society of Arts award their large 
medal and a sum of money to the author for his imitation of 
drawings with, 

Fertei, — directs crust of bread to be put into oil, to absorb 
grease, S3. — his method of preparing printing ink and lamp 
black, aiL — method of mixing black with varnish, 43 . — o f 
making red ink, observations on his method of making 
printing ink, ^ — first to direct two sorts of varnish to be 
made. 42* — a French printer at Saint Omers ; published a 
practical work on printing ; other French receipU little more 
than copies from ; his work scarce, 

Fish Oil used for making fine printing ink, fifi^inferior to 

linseed oil ; abounds with grease ; more expensive than linseed 
oil for the purpose of making varnish ; loses more weight in 
boiling; varnish made with, of an inferior quality, 63. 

Forster's (Rev. Edward)— British Gallery of Engravings, first 
three numbers of, printed with author's ink, LS2x 

Fust and Sch<effer— their presswork of a superior quality ; 

Mentz Bible and Psalter would rank now as fine works ; 

ornaments in them well printed; black ink in Bible and 
red ink in Psalter rich and brilliant, IM. — used strong var- 
nish, 139. 

Fdstic colour procured from, for changeable ink, 164^ 

Galls — for changeable ink, 161. 162, IM^ 

Gall Stone — a transparent yellow, of a warm tinct; useful 

in glazing ; is apt to fly, ULL 
Gamboge — possesses no merit as a printing ink, except for 

light washy tincts in imitating drawings ; stands well, 1 .52. 
G^£ASB Fertel directs a crust of bread to be put into oil to 

absorb, ^ — Breton directs crusts of bread and onions for 
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the same purpose, Aa. 6jQL — Lewis doubts their utility, ^ — 
from author's practice they are useless, — is an aoimal 
substance ; not present in vegetable oil, 6iL 

Oreem — best contrast with, l^i — Verdigristj bright green co- 
lour ; useful for show ; not a good working ink ; a fleeting 
colour, 153. — ink may be made with blue and yellow ; the 
purest yellow chromate of lead must be used for bright ; lake 
will deaden the colour of green ink, 

Harlem Press. See Coster. 

Hemp Oil — worthless for making varnish, IM^ 

Hollanders — exhibited patterns of good printing in the 17th 
century ; superior then to the English, ^ 

Implements — for making printing ink, 105. 

Imprint — obligation to affix, stimulated the slovenly and care- 
less to exert themselves, li» 

Indian Ink — for imitating drawings; not black enough for 
greatest depths ; not particularly useful, 1 55. 

Indian Red — gives a rich tone to black printing ink, 117. — 
works free and clean ; price moderate, 118. 148. — proportioa 
of, in fine ink, — as a printing ink, 14-8. — superior to ver- 
milion for many purposes ; permanent colour, 1 4tf. 

Indian Yellow — a transparent colour ; useful in glazing, 151. 

India Paper — colours do not sink through, so much as thicker 
English paper, 144. 

Indigo — improves printing ink when used sparingly; maybe 
used with Prussian blue, LLZ^^ proportion of, in printing ink, 
1.10. — in 6ne ink, 1^ — a deep blue, but not bright ; a cold 
but permanent colour, 154. 
.Ink Makers— have never treated the subject fully, 5. — Moxon 
censures, for small quantity of black they put in printing ink. 

Iron — for changeable ink, 161. 

Ivory Black — too heavy to be used alone in printing ink; 
may be used with advantage in certain proportions, UA. — 
difficulty of obtaining good ; receipt for making very supe- 
rior, 115. — may be used in imitation of drawings where an 
intense black is required ; is a cold colour, I5fi. 

Kino's Yellow — not a bright colour; has a disagreeable smell; 
does not stand, \h2± 

Ladle — iron, with long handle, L25^should be large, HI. 

Lake — as a printing ink; crimson and purple; works clean, 
14j>. — receipt for making a superior, of a deeper tone, 145. — 
salt of tartar gives a purple tinge, 147. — deadens the colour 
of green ink, 1 5a. — with priissian.blue forms a purple, 155. — 
used for a changeable ink to prevent fraud, IM. 
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Lamf Black — Ferters method of preparing, 41. — too small a 
proportion in Fertel's method of preparing printing ink ; me- 
thod of making, in French receipts satisfactory. — Breton's 
method of making, — Papillon recommends German, as 
the best ; too dear for general purposes ; English makers ma- 
nufacture, of as good a quality ; should be mixed while var- 
nish is hot, Z5. L3iL — he recommends to use, to darken 
tincts, lA^ — too small a quantity of, in the receipt for mak- 
ing printing ink in Enc. Brit. SA. — Nicholson does not men- 
tion quality of; gives too small a proportion, JLL— manner of 
making, from French Manual of Printing, Sa. — of mixing, 
with varnish, 101. — varies in quality; and in the proportions 
for a given quantity of ink, 1 12. — two kinds of ; description 
and properties of, 113* — too much in ink will cause it to smear 
and set off; chamber in which made lined with sheeps' skins 
in France, with green baize in England, 114.. — proportion of, 
in printing ink, 13SL — proportion of, in fine ink, l .Sfi. — use- 
ful for imitating drawings; stands well, but not deep, IM± 

Lancaster's System of Education — increased number of read- 
ers, demand for books, number of printers, and excited emu- 
lation, lA, 

Lewis — Philosophical Commerce of Arts; experiments on boil- 
ing diflFerent oils ; process of making ink from Breton, 7^ &^ 
— doubts the utility of onions and crust of bread in absorbing 
grease, 33. — English writers quote Lewis as their authority, 
4^ — his receipt for making printing ink, 61^ — observations 
on his method of preparing printing ink; was a scientific 
man, not a printer; simple boiling of the oil does not answer, 
63. — Nicholson took the substance of his receipt from, who 
took his information from Breton, 91. — method of making 
printing ink in Rees's Cyclopaedia taken from Breton and 
Lewis, — did not know Moxon's receipt, 167. 

Light Prussian Blue— when good makes a bright blue ink ; 
makes a good variety for large bills, 154. 

Linseed Oil — superior to best fish oil in its drying quality; 
cheaper than best sperm oil ; loses less weight in boiling ; 
varnish made with, costs less than when made with fish oil, 
fid. — generally used as the basis of varnish ; the older the bet- 
ter ; Moxon mentions, only, 106 superior to nut oil ; makes 

a clearer varnish than nut oil; clogs the types less 107. 

Litharge — Breton mentions, as used in printing ink ; describes 
its bad qualities, fil^ — Nicholson does not mention quantity, 
91. 

Litharge of Silver — strong doubts of its utility in printing 
ink ; rosin preferable as a drier, 3£L 

M 
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Logwood — colour procured from, for changeable ink, 161 > iM- 
— gives richness and intensity to changeable ink, 162. 

Macklin*s Bible— meant to rival the productions of Bodoni 
and Didot, IJL — produced a spirit of emulation in England, 

Madder — colour procured from, for changeable ink, 

Manual OF Printing — method of making printing ink in, 

Marble Slab — necessary to have, to grind inks on, liS. 

Masticix Varnish — proportion of, in improved ink of com- 
merce, LiiiL 

Materials — for making printing ink, lOfi. 

Medal and a sum of money awarded to the author by the So- 
ciety of Arts, for his imitation of drawings, 9* 

Mentz Bible without date — printed by Fust and Schoeflfer, 
would rank as fine printing now ; black ink in, rich and bril- 
liant ; preserved its colour, IM.-^ink made with strong var- 
nish, 139. ♦ • . . 

Monthly Magazine — opinion of the author's printing in, 
Note. 

MoxoN — the first practical writer on printing ; gives the Dutch 
method of making printing ink ; would be deemed worthless 
at present ; never quoted on this subject, but always respect- 
ing types ; title of his book ; served as the foundation of 
subsequent works on printing, fi* — first person who published 
a method of making printing ink ; ink then used would not 
answer now, liL — Dutch method of making printing ink pub- 
lished by, 23.. — observations on the Dutch method, 22.=-<li- 
rects a wet cloth to cover the boiler to extinguish flame, when 
oil is on fire, 60. — did not know the use of soap in printing 
ink, im 

Muller — necessary to have, to grind inks with, 1^3. 

Nicholson — Dictionary of Chemistry; vague description; pro- 
cess from Lewis, L — particulars of process by which ink is 
made kept secret, — his mode of making printing ink, &^ 
— observations on his method, — wrong in some of his re- 
marks, — mis-statement of fact of ink not leaving the type 
to adhere to dry paper, 8^ — does not mention quality of lamp 
black ; gives too small a quantity ; does not specify quantity 
of turpentine or litharg^^ ; does not mention rosin ; ink made 
from his description could not be worked with ; has taken the 
substance of his receipt from Lewis, 9_L 

Nut Oil — preferred to linseed oil by French writers, except 
Fertel, lOfi. — does not make so clear a varnish as hnseed oil ; 
clogs the types more, 107. 

Oak Wood — colouring matter procured from, for changeable 
ink, 164. 
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Observations — on Dutch method of making printing ink, ^ 
— on Fertel's method, — on Breton's method, 5^ — on 
Lewis's receipt, fifl. — on Papilion's method, lA^ — on Basker- 
ville's method, Z3± — on the receipt in Encyclopeedia Britan- 
nica, 83- — on Nicholson's receipt, — on receipt in Manual 
of Printing, loa. 

Oil — for making varnish — French writers give the preference 
to nutf except Fertel, 106. — does not make so clear a varnish 
as linseed, clogs the types more, 107. — limetd, superior to 
best fish oil in its drying quality ; cheaper than best sperm ; 
loses less weight in boiling ; varnish made with, costs less than 
when made with fish, filL — generally used as the basis of var- 

. nish ; the older the better ; Moxon mentions, only, IM, — 
superior to nut; makes a clearer varnish than nut; clogs the 

■ types less, 107. — hemp^ worthless for making varnish; rape, 
also worthless for this purpose, IQiL — process of boiling; dif- 

^ ferent appearances it assumes before boiling; should fre- 
quently be tried if it will take fire ; process of burning, L£fi. 
cautions in burning ; should draw into strings ; to avoid hur- 

• lying the boiling, 127. — took fire in boiling, wooden cover 
destroyed, and oil wasted, 12iL — residuum had the appearance 
of Indian rubber, 129. — danger of boiling, within a build- 
ing. 

Oil — combined with rosin forms varnish in Dutch method ; in 
boiling, it should be set fire to as soon as it will light, — 
as it will be more manageable, 5iL — onion, put into, to ascer- 
tain when near boiling ; crusts of bread and onions put into, 
- to absorb the grease ; Lewis doubts their utility, 33* — from 
author's practice they are useless ; a little experience will en- 
able a person to judge when oil is near boiling, 3^ — safest 
criterion is to try if it will take fire, 3^L iUL—author de- 
nies presence of grease in expressed vegetable oil; doubts the 
greater affinity a crust of bread or an onion has for grease 
than for oil ; would only absorb and waste a portion of the 
oil, 34. — boiler should never be half full of ; danger of urging 
the fire too much in boiling, ^ — will take fire spontaneously 
from its great heat, ^ 90* — becomes unmanageable, IHL 
— overflows the pot in a mass of raging liquid fire, — 
Moxon directs a wet cloth to be thrown over boiler to extin- 
• guish flame, 61L— boils at 600° Fahrenheit, filL 9IL — will not 
boil with a small fire, QQ^ — simple boiling without burning 
the, does not answer; Lewis's experiments on boiling; fish 
oil used for fine printing ink, 63. — inferior to linseed oil; 
dearer than linseed oil for the purpose of making varnish ; 
loses more weight in boiling, — if the boiling of, be hur- 
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ried it becomes unmanageable ; and the oil would be wasted, 
83. 129. — ^time allowed for, to bum .in Eocyclopaedia Britan- 
nica too short ; would f»oduce no sensible difference, 84. 
Onion — Moxon directs to put into the oil to ascertain when 
near boiling, ^ — Breton directs to be put in to ab- 
sorb the grease, 3^ GIL — Lewis doubts its utility, SA. — from 
author's practice it is useless, 2Am QiL — curious to observe 
progress of, ^ — Papillon recommends, to take grease out 
of oil, 

Ornamental Printing — great improvement in, since the 
publication of Decorative Printing," 2IL — in Mentz Bible 
and Psalter of 1457, IAS. 

Orange — best contrast with, lAQ^ — orange chr ornate of lead^ 
the best orange coloured ink, 1 hSL — orange lead, paler than red 
lead; changes colour, IM. — Burnt Terra di Siennu; a use- 
ful colour ; works clean ; is permanent, 150. 

Orange Lead — paler but warmer than red lead ; not a perma- 
nent colour ; requires an additional quantity of soap, IML 

Oyster Shell — to try oil on, when boiling, L2^ 

Papillon, J. B. — a French engraver on wood; published a 
treatise on that subject, fi. — gives a detailed account of mak- 
ing printing ink ; his manner of making ink not good, — • 
his method of preparing printing ink, ZH. — observations on 
his method ; recommends onion or crust of bread to take 
grease out of oil, 2A± 

Patent Yellow — not of much use as a printing ink ; possesses 
little body ; of a dull hue, 

Philosophical Commerce op Arts — Lewis's receipt for mak- 
ing printing ink in, 62. 

Plate — a, to try oil on, when boiling, 11^ • 

Pot. See Boiler. 

Pressmen— not allowed to alter ink at present, 32m 

Price of the volume high, if estimated by size ; contains con- 
densed information which cost years of application and much 
money ; remuneration to the author considered low, liL 

Printer's Manual — a French work; process of making print- 
ing ink, founded on Breton's formula, 

Printers — treating the subject of making printing ink inci- 
dentally only in their writings, ^ 

Printing — tirst promulgation of ; not allowed to be the date 
of invention of ; presswork and ink of superior quality, 

Printing Ink — not previously treated of fully; only treated 
of incidentally by preceding authors, — ink made from their 
receipts could not be used, 6.— information in these pages 
not theoretical but practical ; fine black ink been pronounced 
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unrivalled ; ink for general purposes been allowed to be equal 
to high priced inks ; work clean ; produce fine impressions; 
retain freshness of colour, 8*--do not impart stain to the pa- 
per ; Society of Arts invite author to furnish a paper on pre- 
paration of ; knowledge on this subject to be useful must 
be practical ; long practice of the author ; this work will en> 
able every printer to make good ink of an uniform quality ; 
to prepare the finest ink without risk or danger, — to pre^ 
pare coloured inks at half an hour*s notice ; to print bankers' 
cheques with changeable ink to prevent fraud ; twenty gui- 
neas given for a receipt for making, which was worthless ; 
Earl Stanhope gave lOOl. for a receipt for making, 10. — of 
a good quality essential to the appearance of an elegant 
book ; want of a superior article severely felt by printers, LS* 
— no good, to be purchased ; turned brown, and stained the 
paper, ]A, KSl . — want of good, a drawback on exertions 
towards general improvement of printing; improvement in, 
did not keep pace with skill of printer, — composition of, 
guarded as a profound secret ; Printers have not been able 
to form, de novo ; obliged to take ink of commerce to work 
upon ; receipt for making, in Decorative Printing the only 
one that could be used ; ink made from any receipts previ- 
ously published could not be used, LZ. — Nicholson says the 
particulars of the process of making are kept secret, L8. — ^all 
directions published for making, had one origin ; Moxon the 
first who published a receipt for making; the author's atten- 
tion turned to the subject of, in 1 808 ; requires a printer to 
effect improvements in, 13- — receipts for, in Encyclopsedias, 
&c. tend to mislead and cause disappointment, ^ — receipts 
for making, previously published, collected in this treatise ; 
those of Fertel, Breton, Papillon, and the one in Printer's 
Manual, translated, not having before been published in Eng- 
lish, 22. — the Dutch method of making, published by Mox- 
on, 2^ — could not be used now ; would dry the face of balls 
and rollers ; would clog up the type ; require frequent wash- 
ing, dL. — colouring matter an important article in ; pressmen 
not allowed to alter, 22. — Dutch, inferior now to English ; 
Moxon's, would now be deemed worthless, — author never 
used onions or crust of bread to absorb grease in oil ; no evil 
effects discovered from grease ; his ink remains unchanged, 
— no information how Moxon obtained Dutch process of 
making, — Fertel's method of preparing, Sfi. — Breton's 
method of preparing, SO. — should never require to be cover- 
ed with water, QL. — Lewis's receipt for making, 62* — obser- 
vations on his method of making, fifi. — Papillon's method of 
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preparing, ZO. — observations on his receipt for making, 2^ — 
nearly similar to Moxon*s, Fertel's and Breton's process, 2A. 
— Baskerville's method of making, ZI. — observations on his 
method of preparing, 2R. — receipt for making, in the Ency- 
clopaedia Britannica, 81. — observations on the receipt in the 
Encyclopsedia Britannica, 8iL — Nicholson's method of mak- 
ing, — observations on Nicholson's method, — Nichol- 
son says, will not leave the type to adhere to dry paper; 
this is not the fact, 83* — made from Nicholson's receipt 
could not be worked with, 21^ — receipt for making, avow- 
edly taken from Lewis, — method of making in Rees's Cy- 
clopoDdia, Qi, — taken from Breton and Lewis, — manner 
of making, from French Manual of Printing, — does not 
bring forward any new facts, 1 03. — every receipt given that 
possesses claim to notice, 104. — composed of varnish and 
colouring matter, 105. — if too much colouring matter in, will 
smear, 120. — method of preparing, of different qualities, IM± 
— for general purposes, L2iL — fine, from ink of commerce, 
lAL — a few printers obtained celebrity from having superior, 
L3£* — of a superior quality without oil or rosin, — know- 
ledge of this receipt important to printers, LSfi. — fine, with 
oil varnish, 117^— black, used by Fust and Schoeffer preserved 
its richness, iM^ — strong varnish used in, 13^ — retrospect 
of what has been published on this subject, Ifii* — all French 
writers little more than copies of Moxon, 168. — English wri- 
ters, subsequent to Moxon, have quoted Lewis, who copied 
from Breton ; lamentable state of knowledge on this subject; 
shows the want of information, 169. — every statement made 
result of author's practice, 170. 

Printing Press — extensive power of, in diffusing knowledge; 
produces works that rank among the Fine Arts ; how suc- 
cessfully drawings may be imitated by the common, 2(L 

Prussian Blue— improves printing ink when used sparingly, 
LLfi^— requires a deal of grinding, 117. 154. — proportion of, 
in printing ink, 130. — proportion of, in improved ink of com- 
merce, I.S.S. — in fine ink, 136. — a deep bright blue ; makes 
a good ink ; requires an additional quantity of soap, IAAm 

Purple — best contrast with; may be made of different tincts 
with carmine or lake and blues, 155. 

Rape Oil — worthless for making varnish, 106. 

Raw Umber — not so warm as burnt umber; useful in imita- 
tions of drawings ; stands well, 157. 

Red Ink — Fertel's method of making, ^ — printers never been 
able to make, work clean, — Breton's method of prepar- 
ing, ^.—making of, from French Manual of Printing, IMi 
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— in Psalter of 1457 preserved its richness and brilliancy, ISfL 
— meihodof prepariDgdifTerentsortsof ; best contrast with, 144. 
Red Lead — for a printing ink; inferior to vermilion; soon 

changes colour, 14k. 
Rees's CvcLOPiEDiA — article on this subject from Lewis, L — 

method of making printing ink in, 22< —taken from Breton 

and Lewis, QA^ 

Rollers — Moxon's ink would dry and harden face of, and 
render them unfit for use, ^ 

Roman Ochre — deeper tone than yellow ochre; useful in re- 
presenting stone buildings, &c., lAl^ 

Rose Pink — worthless for printing ink, 149. 

Rosix — combined with oil forms varnish in Dutch method ; 
thickens the oil, prevents its spreading and staining the paper, 
preserves the beauty of printing ; too much makes the ink too 
strong, £^ — Lewis thinks, would answer the purpose of tur- 
pentine, 68. — completely melts at 306** Fahrenheit, 90. 108. 
— grains of, in ink ; from mismanagement, 2^L LQE. — Nichol- 
son does not mention, 01, — black, or amber, used for making 
varnish ; amber, most generally ; an important article in com- 
position of good ink, 1 01. — prevents oil separating from co- 
louring matter; prevents ink smearing, 1 08. — to be added 
gradually when oil is sufficiently boiled, 129. 

Sepia — much used in water colour drawings ; richer and deeper 
than Indian ink; cannot be well imitated; works well; makes 
a good variety for effect, 157. 

Slate — piece of, to try oil on, when boiling, 113. 

Soap — too much, in receipt for making printing ink in Enc. 
Brit. M< — ink made from Nicholson's receipt would not work 
from want of, ai. — important article in the preparation of 
printing ink; not noticed in old receipts, LOk. — use of, in 
England kept a secret; presumed that neither Moxon nor 
French writers knew value of; deficiencies of ink without, 
110. 141. — the properties of, in printing ink ; different sorts 
of, for diff*erent inks ; proportion of, 1 11. L45^ corrects 
binding quality of rosin ; its use in printing ink indispensable, 

1 12.— to be added gradually after rosin is melted, 123 

proportion of, in fine ink, ISfi,— different colours require dif- 
ferent proportions of, 141 . — vermilion requires a large propor- 
tion, 141.— large proportion of, in changeable ink, lii^ 

Society of Arts — award the author their large medal and a 
sum of money for imitation of drawings; invite him to furnish 
a Paper on Preparation of Printing Ink, 2- 

Smoke Black. See Lamp Black. 

Spatula — iron, to stir up the oil, when boiling, &c., UA. 
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Speculum — printed by Coster; in two colours; black ink 

good ; strong varnish used, 139. 
Sperm Oil. See Fish Oil. 

Spewing off the Ink — description of, and cause, 
Stanhope, late Earl — gave iOQL for a receipt for making 

printing ink, liL 
Stick — with cleft at one end for a piece of paper, to set fire to 

oil, 

Sunday Schools — increased number of readers, demand for 

books, number of printers, and excited emulation, 
Tartar, Salt of — gives a purple tinge to lake, 147. 
Turpentine— Fertel says that turpentine put into the oil ren- 
ders it stronger, 47^ — expensive manner of preparing it, 4L 
9£L — full of little hard grains, 45* — by boiling becomes a re- 
sinous matter ; Lewis thinks rosin would answer the purpose 
of, fifi. — Nicholson does not specify quantity, 



Moxon says may be made without burning the oil; contrary 
to the author's experience, SiL — Fertel's method of making, 
afi. — Fertel the first who directs two sorts to be made, 41. — 
author's opinion of two sorts of varnish, 4L Slk^Papillon's 
method of making, KL — he recommends to mix lamp black 
with, while hot ; he recommends two sorts of ; a bad prac- 
tice, lA^ — ^manner of making, from French Manual of Print- 
ing, ^ — may be either in its natural state or a compound, 
IQA^ — nut oil and linseed oil the only oils proper for making, 
IQfL — should not be kept on the fire long after rosin is put in, 
— making, for ink for general purposes, L2iL — strong, for 
fine ink ; reasons for using, HUis^ — of commerce not suffi- 
cient of itself to make coloured inks work clean, 141. 
Venetian Red — for a printing ink ; afibrds a variety at little 
expense, 149. 

Verdigrise — bright green with bluish tinge; useful for variety 
and show ; does not work well ; is a fleeting colour, 

Vermilion — Papillon directs the use of carmine to brighten, 
75. — red ink made with ; Chinese, the brightest ; how to 
make it work clean, 147. — lake does not make it brighter; 
chromate of lead brightens it ; good contrast the greatest 
improver ; apt to turn black, L4fij — ^with black ink makes a 
good brown, 157. 

Water— cloth soaked in, to fill up crevices in cover; caution 
to avoid any, getting into the oil when boiling, fifi. — printing 
ink should never require to be covered with, 61^ — will not ex- 
tinguish the flame when oil is burning violently, and overflow- 
ing the boiler on the ground, 128. 
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Wet Cloth — recommended by Moxon to extinguish flame of 
oil ; a dangerous article, ^ 5^ 

White Lead — should never be mixed with coloured inks ; the 
metal revives and turns black, QL, 142. — Papiilon directs to 
use, for light tincts, 7A. 

Whitting HAM— beautiful works issued from his press ; owing 
to superior ink, LA. 

WoAD — colouring matter procured from, for changeable ink, IM* 

Yellow — best contrast with ; chromafe of lead, I '>n. — brightest, 
as a body colour known ; works well ; different shades ; the 
purest yellow the best for green?, L5_L — In'iinn yelltw^ a trans- 
parent colour; useful in glazing, 1 5 1 . — gall stone, a transparent 
colour; useful in glazing; is apt to fly, 1 .5 1 . —gamhoge, pos- 
sesses no merit for a printing ink, except as a light washy 
tinct ; stands well, — King's velloWj not a bright colour ; 
has a disagreeable smell ; inferior to chromate of lead ; does 
not stand, 1 52. — patent yellow^ not of much use as a printing 
ink, \h^~ Roman ochre, deeper tone than yellow ochre ; use- 
ful in imitating drawings, l.Qg. — yellnw ochre^ a useful colour 
in representing buildings ; stands well, 152. 

Yellow Ochre — useful in representing stone buildings ; stands 
well, li^ 



Note. — ^This volume is not printed with ink made from any re 
ceipt of the Author, but with the ink of commerce. 
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